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DRAWERS DIPPED... 
CABINETS SPRAYED 
EACH BAKED DIFFERENTLY 


File drawers are not the most ideal objects for dippir 
and the proble m becomes even more complicated 
when the color is a light pastel 

Yet, Cole Steel Equipment Co., manufacturer of fine 
office furniture, is doing just that with Interchemical’s 
Desert Sand POLYMERIN “enamel 

Drawers and other parts are dipped, cabinets are 
sprayed. The various components are baked in 
DIFFERENT ovens at DIFFERENT time-temperatu 


cycles. Yet, when assembled, the parts match perfectly 


in color and gloss. No sags—no runs— 
—— no “show-through”’ on the sl arp eages 


Moral of this story Interchemical has a very specia 





know-how” on dipping and flow-coating. Maybe we 
o YOUR problem. It costs 


it 


have the 


- \ answer 
—_ 
. ne ta find 





























ARMORSOL® coating on PLASTICS 


New vinyl coating for thermoset 
plastics and polyester fiberglas. 


Basically a one-coat finish, competitive with baked enamel, 
Armorsol can be made smooth or textured for approximately 
the same cost as baked enamel. Yet it is five times as abrasion 
resistant. 

Armorsol is a new and entirely different kind of viny! coating, 
and has physical and chemical properties unlike any other 
finish. Armorsol is the best coating for thermoset plastics. 


Write today for free booklet and sample panel. 


JOHN L.ARMITAGE fim & Co. 


Synthetic Lnamels, Paints, larnishes, . q Lacq uers 


THOMAS STREET * © © NEWARK S,NEW JERSEY 
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“| look for distinctive beauty 
in furniture, that’s why I chose 
the Clermont Group by 


NATIONAL FURNITURE CoO., INC.” 








Sign of Seleability 


We like to be known by the customers we keep 





GRAND RAPIDS VARNISH CORPORATION 





GRAND RAPIDS, MICHIGAN 





Grand Rapids Varnish Corporation of North Carolina, High Point, N. C. Mokers of the famous 
Gvuerdsman" finish and Guardsman cleaning polish. Studios in Grand Rapids, High Point, and Hickory 


* The better the finish, the better the buy 
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An elec- 
precisely 


Electronic Color Control. 
tronic “eye” rapidly and 
inspects and controls color accuracy 
in styrene molding compounds in 
Micro - Match colors in Monsanto 
Chemical Co., Plastics Division. 
The device is composed of a Spec- 
specially de- 


trophotometer and a 
said to be 


computer. It is 
and precise than con- 
methods, and it elim- 
inates color matching due 
to differences in lighting conditions 
which distract and confuse the human 
eye. Through the use of this device, 
it is possible to select styrene plastic 
dimen- 


signed 
more sensitive 
ventional visual 


errors in 


colors by definite chromatic 


sions 


Relative Humidity can be controlled 
and recorded by an instrument devel 
oped by Leeds & Northrup Co., of 
Philadelphia 44, Pa. It is called Speed 
omax G relative humidity recorder. 

The device is adapted for use where 
pre-established relative humidity must 
be maintained, force-dry 
ovens, overnight drying rooms, wood 
grain and other design transfer, spray 


such as in 


rooms where special finishes are ap- 


plied, ete 


Fingers. A new 4-sec- 
door which 
hideaway position 
char- 


Can’t Pinch 
tion steel garage 
easily up into a 
and has built-in “non-squeeze” 
acteristics has been developed by the 
2400 Lincoln Road, 


slides 


Steel Door Corp . 


Birmingham, Mich. The folding sec- 
tions of the door are so designed that 
its deep groove panels physically re- 
ject your hand or fingers in closing. 

The new door was designed by fa- 
Carl Reyn- 
olds. Its door sections are specially 
treated so that checking, peeling or 
rusting are virtually eliminated. The 


mous industrial designe. 
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Central air conditioning was shown in the 
1959 Better Homes & Gardens all-electric 
Idea Home, erected by Rite Realty, Milwau- 
kee, on the grounds at the Wisconsin State 
Fair. The unit was displayed in a specially 
built housing, manufactured by Lenox Indus- 
Marshalltown, lowa 


tries, Inc., 
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DOLANS SS 


“Unquestionable Quality" Industrial Finishes 


SPEX MULTI-COLOR... 


Fabulous color blends. Ask for beautiful color 
card and data. 


INSTANT STRIPPER... 


Outstanding!! 
Removes most finishes almost immediately!! 


every product | DU-BAR BLEACH... 


manufactured in A a 
Single application. Most powerful. Odorless!! 
our own plant 



































Every popular type of quality finish, clear or pig- 
mented, including non-yellowing water-white lacquers 
and sealers. Hot Lacquers, Hi-Solids, Airless Spray, 
W ebbing-Lacquers, etc. Also Synthetics, catalyzed, 
air-dry or bake. Spray, Roller-Coat, Dip or Flo-Coat. 
Stains, fillers, glazes, toners, primers, graining inks, 
specialty finishes, etc. 


Write TODAY, for detailed information, 
samples or quotations. 


V. J. DOLAN & COMPANY, Inc. 


Manufacturers of “Unquestionable Quality" 





INDUSTRIAL FINISHES 


1830 N. Laramie Ave. Berkshire 7-0100 Chicago 39 
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door sections are made from Repub- 
lic Steel’s Electro Paintlok 
specially selected steel which is 
electro-galvanized, Bonderized and 
factory prime painted on both sides. 


sheets 


* * * 


Rust Preventive Rice Oil. A corro 
sion and rust-preventive oil has been 
developed from rice, Industrial & En 
gineering Chemistry magazine reveal- 
ed in a_ recent Officials of 
Comet Rice Mills, which operates the 
world’s largest oil extraction 
plant in Houston, Texas, also reveal 
that oil is being used in small 
quantities as a carrier for insecticides, 
for making mesh bags, and other in 
dustrial uses. 


issue. 
rice 


rice 


* * * 


Cleans goggle lens. Goggle lens are 
bound to get dusty and dirty, and if 
worn around hot solution tanks, they 
may fog-up. In either event they 
have to be cleaned. 

Mine Safety Appliance Co., Pitts- 
burgh 8, Pa. offers a goggle cleaning 
station which consists of a wall cab- 
inet containing a polyethlene squeeze 
bottle of cleaning and defogging fluid 
and for the 
cleaning job. The fluid cleans and de 
posits a micro-thin film on the glass 
that protects against fogging for 
hours after application. 


disposable tissues lens 


Do You Sand or Shot Blast? If so, 
there is a Uniflo nozzle that should 
prove interesting. The liner is made 
of tungsten carbide, one of the hard- 
est of all known metallic compounds 
and the jacket is kirksite, a 
resisting alloy of zinc, aluminum, 
copper and magnesium. Orifice 
are 3/16 to %-in. 

Because of the hard metal 
it is said to retain the original ori- 
fice size a long time. W. W. Sly Mfg. 
Co., Cleveland 1, Ohio. 


For more data, circle 
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Colored Steel Buildings. Pictures 
and details of the first pre-engineered 
industrial and commercial buildings 
with colored steel are shown in a new 
full-color brochure now available 
from Stran-Steel Corp., Detroit 29, 
Mich. The new color coating, called 
Stran-Satin Color, is a 2-layer protec- 
tive coating of vinyl-aluminum applied 
directly to the steel at the factory. It 
will not blister, peel, crack or sunfade. 
It is offered in metallic shades of blue, 
green, bronze, gray and white. 


* . * 


Large Diameter Hose. Up to this 


time, no hose has been produced in 


unspliced lengths over 100 feet with 


an inside diameter greater than 
1 14-in. 

Now Goodyear Tire & Rubber Co., 
of Akron, Ohio has developed a pro- 
cess of producing hose in sizes from 
to 8-in. inside diameter with- 
splices in lengths limited only 
by transportation facilities capable 
of handling it. For instance, a 4-in 
hose was produced in 500-ft. lengths 
to transport military fuels. 


2-in. 
out 


The hose is suitable for waste dis- 
posal and temparary oil pipe lines. 


Vise-Like Pliers. Not too much im- 
provement has been made in hand 
tools, but here is something new, the 
No. 800 Lock-GriPlier, built with a 
pistol grip to reduce hand fatigue and 
provide greater leverage. It has a 
locking arrangement that permits its 
jaws to achieve a firm non-slip grip 
on small washers, brads, screws and 
hard to handle parts, and it frees the 
operator’s hand for other work. 

Should be useful for certain assem- 
bly jobs and soldering wires and small 
parts. 

Handicraft Tools, Inc., Division of 
X-acto, Inc., 48-41 Van Dam St., Long 
Island City 1, N. Y. can furnish more 
details. 
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WHAT A WAY 


TO MAKE A LIVING... & 


C4 of te hd 


STOP SCRAPING DOWN 
SPRAY BOOTHS 


eel em clean with 


“LIQUID ENVELOPE” 


the original strip coating 


Spray “Liquid Envelope” on clean booth. When overspray 
accumulates, slit the coating and peel off in great big sheets. 
Respray! It’s as easy as that. 


Saves time. . 


. saves labor .. 


too. Improves illumination. 


. saves money. Safe, non-toxic, 


New Users: Order 5 gallon test-sample at drum-lot price. 
Start saving now. 


BETTER FINISHES & COATINGS, INC. 


268 Doremus Avenue, Newark 5, N. J. . 


Abrasive & Supply Co., Detroit, Mich 

Air Engineering Corp., Beltimore, Md 

Avril, Inc., Reading, Pe 

Bay State Spray Equipment Co., Springfield, Moss 
Bison Corp., Canton, Ohic 

Block Manufacturing (o., Baltimore, Md 

Bradley Point Co., Los Angeles, Cotif 

Budeke’s, Inc., Baltimore 3), Md 

Buffole Equipment & Chemical Co., Buffcle, N.Y 
Colonie! Avto Supply, Norristown, Po 

Carmac Chemical Co., Pittsburgh, Pa 

Deon & Barry Co., Columbus 15, Ohic 

Ellicott Paint Co., Inc., Buffele 3, N.Y 

Emery Waterhouse (o., Portland, Me 

Franklin Supply Co., Providence 3, 8. | 

Genera! Sprey Equipment (o  Needhom, Mess 
Grapek Co., Nework, M. J. 





DISTRIBUTED BY 
Groy Co., Nework, W. J 
4. 8 W. Chemical Co., Inc., Rochester, N.Y 
Hovey Sproy Equipment, Philedelphic, Po 
Hubberd (o., Los Angeles, Colif 
Kellermon Point Co., New York, W. Y 
Koehler Rubber & Supply Co., Cleveland 15, Ohio 
lea Manufacturing Co., Waterbury, Conn 
The Leonerd Company, St. Lovis, Mo 
Melson Industriel Supply Co., Grand Rapids, Mich 
Mid States industrial Corp., Rockford, 11! 
Vic Miner Co., Toledo 2, Ohie 
George V. Morris Co., Philadelphio, Po 
National Mill Supply, Inc. Fort Wayne, ind 
O Donohwe Soles Co., Milwaukee 12, Wis 
Paints & Locquers, Inc., Chicege 22, Hit 
Paterson Paint & Wollpaper Co., Paterson, W. J 
Protective Coatings, Inc. Tempe 6, Fie 


2014 East 15th St., Los Angeles 21, Calif. 


Qued Machinery & Supply Co., Little Ferry, W. J. 
Ralco Sales Co., Roleigh, W. C 
C. A. Reed Co., Hanover, Pa 
RW. Renton & Co., Cleveland, Ohie 
C. 1. Smith Co., Washington 9, 0. C 
Spray Equipment Co., Los Angeles, Colif 
Spray Way Co., Los Angeles, Calif 
Sw Par Corp., Brooklyn, N.Y 
Geo. Swotek. inc, Ridgefield, W. J 
Tonner ond Co., inc., Indianapolis, ind. 
Harold E. Young, Westbury, Long Islend, #. Y. 
FOREIGN DISTRIBUTORS 
Jenson & Nicholson, Lid., London E. 15, Eng. 
G. Herring (Aust.) PTy., Ltd. Willoughby, $.W., Aust. 
Bishop Products, Lid., New Toronto, Onterio, Cen. 
Sidney Roofing & Paper Co., Lid., 
New Westminster, 8. C., Con, 





@ One-coat DuRACRON gives long- ch 
lived attractive protection over alu- ae 
minum or steel. No priming coat is’ | ‘ tects 
needed. This permits substantial cost wins 3 
savings while maintaining top quality. 


PittsBURGH INDUSTRIAL FINISH 


PAINTS * GLASS * CHEMICALS « BRUSHES «+ PLASTICS «+ FIBER GLASS 


G 


1M CANADA CANADIAN PITTSBURGH INDUSTRIES LIMITED 
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ompletely protects 





aluminum siding and 
awnings when you use... 


DRACO 


THERMO-SETTING ACRYLIC ENAMEL 





@ Greater adhesion and resistance to weather-wear and dis- 
coloration plus easy working properties make DURACRON an 
excellent one-coat finish for aluminum siding and awnings. 


@ This remarkable thermo-setting acrylic enamel is surprisingly 
hard and tough. Its mar resistance enables it to withstand 
rough handling in shipping and installation. DURACRON will 
not soften, even slightly, in hot sunlight—remains clean and 
bright under conditions in which vinyl- and alkyd-type finishes 
collect unsightly dirt and dust, which later streak and water spot. 


@ DURACRON has the outstanding colorability of acrylics. Its 
colors remain the same day after day. In production, white 
stays whiter and colors always match because DURACRON is 
affected far less by high or uneven oven heats and foul atmos- 
pheres which may yellow or dull other types of coatings. 
DURACRON assures longer life in service, too, as it withstands 
the corrosive action of weather, humidity and salt air. Exhaust 
and fuel fumes and industrial gases will not stain or discolor it. 


Mail This Coupon Today! : 
a > 


@ DuRACRON can be used ad- 
vantageously to improve the 


7 Pittsburgh Plate Glass Company, Industrial Finishes 

| 
appearance and performance of | 

| 


Division, 1 Gateway Center, Pittsburgh, Pa 


Gentlemen: Please send me a copy of your free booklet on 
new DURACRON Acrylic Enamel. 








many vroducts. Send for book- 








Name _ ; 
let which contains additional 
information that can save you Address 
time and money. 

City County 










Name of Company 
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Drums leaving the oven after application of a high-baked protective coating. 


Reconditioned Steel Drums 
Painted by Airless Spray 


By Emil Albanese, Plant Chemist 
Bayonne Barrel & Drum Company” 


EGARDLESS of the industry 
or the product involved, all 
production must be 

carefully checked to find out where 
savings can be effected without 
cutting down on the quality of the 
product. The business of recondi- 
tioning steel drums is no exception. 

To recondition products that are 
used for only one specific purpose 
is usually a routine procedure 
However, steel drums are used for 
shipping many different kinds of 
products such as paint, lacquer, 
chemicals, and 


costs 


oils, grease, acids 


10 


steel drums 
damaged through 
mishandling, either in transporta- 
tion or during use. Some drums 
require special cleaning to remove 
the hardened residue inside, to 
present a bright clean interior sur- 
face; this interior surface will be 
coated with a conventional or spe 
cial lining material. 


Many of these 


are dented and 


foods 


outside coatings, 
sealing the 
pro- 


Stripping off 
removing dents 
chime—these are 


and 
mechanized 


*Newark, Nev 
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Includes cleaning in a power washer, phosphatizing, dry-off, 


the application of liner coatings, painting the outside in 
one or more colors with hot spray, and baking the coatings. 


duction line operations. To clean 
the surface, both inside and out- 
side, all drums are through a 
power washer—and, where _re- 
quired, the metal surfaces are 
phosphatized in this machine. Af- 
ter passing through a dry-off oven 
cooling, the liner 


sent 


also 


and subsequent 
coating is sprayed on the 
surfaces. This liner 
clear lacquer, a 
a special high bake liner, depend- 
ing on what the drum will be used 
for. A trip through a conveyorized 
liner at the proper 
Heads and 


coating may 


be a 


oven cures the 
heat and length of time 
coated on a separate 
with the same 


bottoms are 
production — line 


lining material as the drums on 
which they will be used. 

Painting the outsides of drums 
is a production job that can have 





Some airless paint spraying equipment appears 


interior 


synthetic, or 





does. 
including 
black are specified by 


complications—and___ usually 
Many different colors, 
white and 
customers; also two and 
three color jobs are ordered. 

We started out with conventional 
spray equipment, using enamels at 
an average viscosity (due to dif- 
ferent colors) of 25 seconds at 77 
F., as measured in a No.2 Zahn 
cup. An atomizing pressure of 80- 
lbs. and a fluid pressure of 45-lbs., 


even 


were required to maintain produc- 
tion. We had our troubles. Booth 
maintenance was high at those 
pressures; overspray Was exXCeSs- 


sive, and paint particles from our 
exhaust stack were carried by the 
wind and deposited on cars parked 
in adjacent This got us into 
trouble with our neighbors. 
Continued on page 12] 


lots. 


at left. 


Drums rotate while being painted. 








We installed paint heaters so we 
could use heat to reduce the vis 
cosity of the paint for spraying 
We also reduced our atomizing and 
fluid pressures. This helped some, 
but we were still plagued with ex- 
overspray and spray booth 
and we. still had 
with particles 
blowing over onto in the 
neighbors’ parkihg Techni 
cians figured that, with our origi- 
spray, our outside drum 
operation about 35°‘ 
that with the addi 
heaters and reduced 

efficiency was in 
to produce a 
mils 
remedy 
(due 


cessive 
maintenance; 
some trouble paint 
cars 
lots. 
nal cold 
coating 
efficient ; 
of 
pressures, 
creased to about 45% 
dry film thickness of 

Still striving to 
troubles, reduce to 
and to maintain im- 
quality of our work, we 


was 
and 

paint 

our 


tion 


two 
our 
costs 
wastage ) or 
the 


Y 


prove 


bak x 


. > 


* 


airless spray units 
on one production line, and eight 
units on another line. Next we re- 
duced the airflow across the face of 
all spray booths by 50%. With air- 
less spray there is little if any over- 
spray, and it is possible that the 
air velocity across the face of the 
be further reduced. 


installed four 


booths can 


Airless Spray Solves Problem; 
Better Build at Lower Cost 


We plowed back some of the sav- 
into paint by buying mate 
rials of higher solids content. Now 
that have av- 
erage viscosity of 65 seconds at 77 
No.2 Zahn 

Pressure 


Ings 


we use enamels an 
F.. as measured in a 
with reduction 
tanks have eliminated; we 
pump the paint directly from the 
original drum into and through the 
unit Cont'd page 16 


cup, no 


been 


airless on 


aa | 
‘W/ 


Close-up of operator spraying an open-head paint drum with airless spray painting system. 
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Another new development from Detrex: 


New “Alkaline Pickle” (Detrex M-10) 


Positively Eliminates Hydrogen Embrittlement 








Detrex’ new alkaline pickle removes rust, heat 
scale and all surface soils, particularly metallic 
soaps and corrosion products without removing 
any of the base metal and without the danger of 
hydrogen embrittlement. Unlike acid pickles, 
Detrex M-10 does not cause dimensional changes 
in parts being cleaned. You save precious time 
and are assured of consistent high quality cleaning. 

A Detrex alkaline pickle is available for either 
spray or immersion application. Your Detrex 
service engineer would be glad to discuss them 


with you. 





CHEMICAL INDUSTRIES, INC. 





Box 50 Dept £.969 Det +32 M 
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September, 1959 13 








High production coating 
of metal furniture 








Quality finishing 
with built-in sales appeal In-plant painting 
of bulky machinery 


Spray insulation 
and corrosion 
protection 


FOR BETTER SERVICE, BUY 


DeVitBiss Fe. 





Fast, efficient 
plant maintenance painting 


THE DEVILBISS COMPANY 


\ y pt 
Toledo 1, Ohio + 
e, Untorio ° london England ; ‘ 
Sao Paulo, Brazi “ ° 
nch Offices in Principal Cities " Z 
. ar 


F 


a“ 


Complete systems for surface preparation, finishing, drying 








Determine best method and equipment 


for surface preparation and coating 


Contact DeVilbiss 







"spray guns 
“= industrial ovens 
~~ hot spray systems 
“——" spray booths 
“industrial washers 
automatic spray coaters 
——— flow and dip coaters 
———— air compressors 
———~ paint tanks—pumps 
~~~ hose and connections 
~—« @girless spray equipment 


HERE’S WHY: With the industry’s most complete line of 
surface-preparation and coating and finishing equipment to 
draw on, DeVilbiss can supply you with matched components 
that complement one another to form a smooth-functioning 
system tailored to your requirements. DeVilbiss is the one 
‘single source” fully qualified to analyze your needs, then let 
you select the best, most economical product combination to 
fit your job. Engineering and service facilities are available 
coast to coast. Just contact our nearest branch office, or 
write us direct. 
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| Continued from page 12} 
These changes have made it pos- 
sible for us to put vn a dry film 
of 2-mils thickness at much lower 
We have: 1) made a drastic 
2) 


cost. 
reduction in our solvents cost, 2 
almost eliminated waste through 
overspray, 3) reduced spray booth 
maintenance and, 4) what is of 
greatest importance, we have re- 
alized a savings in paint costs of 
28% 

Some assistance 
and all of 
supplied 


Acknowledqment: 
this 
the photographs used 


im preparing article, 
were 
by Nordson Corporation, A mie rst, 0). 


Marine Enamel Baked in 
infrared Oven 


HE Parti-Barge is a_ pleasure 

craft for and rivers. It 
floats on two long pontoons made of 
alloy steel. At the Red 
Corp. early production models 
encountering failure of the air- 
finish on the pontoons to hold 


lakes 
low Cross 
Mfg. 
were 
dried 


Pontoons for Parti-Barge are coated with 
an epoxy marine enamel and baked in a new 
batch-type infrared oven. 


16 


up under the chemical action of water 
and sun, according to H. M. Ullman, 
president of the firm. 

After some experimenting with dif- 
ferent types of air-dry finish the com- 
pany concluded that no air-drying 
finish could withstand the conditions 
to which the finishes were being ex- 
Finally it was decided to use 
a 2-coat epoxy marine enamel bake 
finish on the acid cleaned pontoons. 

As a result of these experiments, 
the company installed a ceramic-type 
electric infrared oven the length of 
a pontoon. The infrared sections are 
spaced at intervals completely around 
the product, providing a uniform 
bake on all surfaces, with a minimum 
number of infrared generators. The 
oven is a batch type, and a push-pull 
conveyor is used to move the pontoons 
in and out of the baking area. 

A cyclical timer type temperature 

is mounted at the end of the 
making it convenient for the 
operator to dial the exact tempera- 
ture desired. This makes it possible 
to change temperature quickly when 
other products are to be baked in the 


posed. 


control 
oven, 


oven. 

Another feature of this type oven, 
according to Mr. Ullman, is that it 
is economical to and main- 
tain. 


operate 


This and 
supplied by 
Ade ncy for 


La mp Corp. 


Acknowledqment: story 


the photograph were 
Tevie Jacobs Advertising 


a client, Dry Clime 


Bright Brass-Copper Finish 


olution for producing a bril 


An acidic 
liant finish on copper, copper plate or 
brass is described in Technical Data 
sheet No. 92, a usage and instruc- 
tion sheet prepared by MacDermid Inc, 
Waterbury, Connecticut 

Called Metex Electropolish 
lution is excellent for rece i 
difficult to buff It pr 
tionally bright finish 

For more data, circle 23 on colored card. 
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The READER SERVICE Department of 


rINISHING 





Offers you additional information on the materials, equipment, 
accessories and supplies advertised in this issue. Just circle 
the numbers on the card below, identifying the advertisements 
in which you are interested; print or type your company’s 
name and address, detach and mail. No postage required. 


For further information on what manufacturers have to offer 
—literature, products, supplies, etc., mentioned in the editorial 
departments, use the “Reader Service” return card in the 
rear section of this issue, page 124. 
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Send your inquiries to 


INDUSTRIAL FINISHING 
Magazine for information about 
technical paint coating problems, 
methods and processes; and for 
sources of supply for organic fin- 
ishes, equipment and supplies to 
be used in connection with surface 
preparation and conditioning, paint 
application, sanding, paint drying, 
and baking, rubbing, polishing, etc. 

Surface to be completely or 
partially coated for protection, dec- 
oration or for any other purpose, 
include components and articles 


made of metals, plastics, woods, 


Ey Postage 4 
q Will Be Paid ¥ 
S by 3 
Addressee 


and composition materials; also 


paper, leather, rubber and fabrics. 


The services of many testing 
laboratories, finishing consultants 
and special technicians are often 


available. 


These inquiries are promptly an- 
swered. As a result, new products, 
materials and sources of informa- 
tion are continuously being uncov- 
ered; valuable contacts are made 
and timely suggestions for future 
articles to be published are often 


developed. 
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SALES STARTER FOR A DOOR STOPPER 





FRANCHE'S 


ae "* 
me laggy - 


SILVER SATIN 





Next time you open a door, see if it’s 
controlled by a Newell closure. If so, 
notice the bright, new-looking aluminum 
finish. Newell Manufacturing Company 
of Lowell, Michigan, gives a lot of credit 
to this finish for growing sales of its 
quality line. 

It's Franche’s Silver Satin, a baked 
alkyd enamel made with ALcoA® Alu- 
minum Pigment by D. C. Franche Co., 
Chicago. Newell selected Si/ver Satin for 
its rich metallic appearance and tough, 
mar-resistant properties—which means 
an attractive gleam after years of service. 

Aluminum finishes like Silver Satin are 
easy to apnly. easy to clean—easy to sell. 
Test one tucay. You'll be pleased with 
the results. 

ALCOA does not make paint, but paint 


ALUMINUM ENAMEL 


manufacturers, working with ALCOA 
Aluminum Pigments, have developed a 
wide range of metallic finishes that give 
extra protection, build big sales for a 
variety of products. These finishes cost 
no more than ordinary coatings and save 
money on surface preparation as well. 
Get all the facts from your paint manu- 
facturer, or write to ALUMINUM Com- 
PANY OF AMERICA, 1746-J Alcoa Build- 
ing, Pittsburgh 19, Pennsylvania. 
For exciting drama watch “Alcoa Presents” every 


Tuesday, ABC-TV, and the Emmy Award winning 
“Alcoa Theatre” alternate Mondays, NBC-TV 


PIGMENTED wilh 
ALCOA @. 
ALUMINUAA 


iene eve cousany orameniea  lOOk for this label... 
it's your guide to the 


best in aluminum valve 


For more data, circle 163 on colored card. 
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This advertisement is appearing in Furniture World and Furniture South 


“Just wait 
‘tl you see 
ma our new 
bedroom 
furniture... 
it’s white!” 


‘Zs 
Wow you can satisfy the mcreasing demand for 
whete furnture with confidence 


cae air 


4 furncure 


NON. VELLOWING, STAIN RESISTANT 


| BUTYRATE 


TOP-COAT LACQUER 


Now ...white finishes that stay white 


N on-yellowing, stain resistant 
Butyrate lacquers are solving one 
of the furniture industry’s most 
difficult problems...age-discolor- 
ation and staining of white and 
light-colored finishes. 

These new, water-white top- 
coat lacquers are based on tough, 


durable Half-Second Butyrate, 
an Eastman film-former. 

First used successfully as a 
coating to preserve the finish on 
outdoor aluminum, Butyrate lac- 
quers now are available to pro- 
vide lasting protection for quality 
wood finishes. 
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Finishing men like the han- 
dling characteristics of Butyrate 
lacquers, too. They are applied 
easily, quickly, with conventional 
equipment. Air-dry in minutes. 
Reward rubbing and polishing 
with a high luster. 

Ask your lacquer supplier 


September, 1959 


se€SND 


an Eastman film-former 


TOP-COAT LACQUER 


about Butyrate top-eoat lacquers. 
They are your best protection for 
light-colored wood finishes. For 
more information and sources of 
supply, write EASTMAN CHEMICAL 
PRODUCTS, INC., subsidiary of 
Eastman Kodak Company, 
KINGSPORT, TENNESSEE. 


BUTYRATE 


SALES OFFICES: Eastman Chemical Products, Inc., Kingsport, Tennessee; Atlanta; Chicago; Cincinnati; 
Cleveland; Framingham, Mass.; Greensboro, N. C.; Houston; New York City; St. Louis. 
West Coast: Wilson Meyer Co., Son Francisco; Los Angeles; Portland; Salt Lake City; Seattle. 

For more data, circle 164 on colored card. 
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METAL PRODUCTS 


E MANUFACTURE a wide 
metal 
such as utility 
tables and 


ly diversified line of 
products 
legs for dinette 
special instrument and con 
fastening 
stampings. 


tables, 
chairs, 
trol boxes, acoustical 
members and metal 
Many of these items must be fin- 
ished. Added to these are special 
orders for different types of metal 
products to which we apply a baked 
enamel finish. Some of these fine 
products can be readily 
spraying; 
land spraying 


coated by 
electrostati others we 


prefer to paint by 


The space allotted to our finish- 
ing division is sufficient for the 
present and allows for a reasonable 
increase in production for the fu- 
ture. The equipment layout is de- 
signed for electrostatic application, 
with or without supplemental man- 
ual spraying. Additional 
provided for a second electrostatic 
booth and an additional hand spray 
booth adjoining the supplemental 
booth for the application of slurry 
for increased 


space is 


or 2-coat finishes, or 
production in one or 2-coat finishes. 


This we will need in the future. 





BY J. A. RUPIPER 
Production Manager 
Kelley Mfg.Co. 


Parts are uniformly coated 
in this electrostatic 

spray booth. The recipro- 
cating revolving disc 
atomizes the paint which 
is attracted to the parts 
through a high voltage 
static field. Photograph, 
courtesy of Coast Paint & 
Lacquer Company. 


Utility tables receive a_ typical 
finish. The parts are loaded on the 
overhead monorail conveyor which 
is driven through a variable speed 
drive. The speed range is 3 to 9-ft. 
per minute but usually the convey- 
or travels at a speed of 5-fpm. 

Parts enter a 3-stage 
washer where a combination alkali 
cleaner and phosphatizer is sprayed 
on at a temperature of 180° F. in 
the first stage. This is followed by 


power 


a hot water rinse of 165° F. In 
the third stage a mild chromic acid 
solution is sprayed on at 180° F. 
The wet cleaned parts are then 
dried for five minutes at 300° F. 
in a gas-fired convection dry-off 
oven. 

After traveling to cool for five 
minutes, the parts enter our elec- 
trostatic booth. Depending upon 
the particular item, some parts are 
fully rotated as they travel around 





H-TT 

table 
both are u 
Actio1 ot 
the 


which they are 


loop while others, such as 


tops index at 180°, so 
iiformly coat 
deter 


hanger on 


the parts Is 


mined by type of 
suspended from i! 
conveyor 
Fo} 
25-in. diameter 
The 
iling suspension, has a 
12-ft 
permits us to 
10 t. The 


base en 


the utility tables we use a 
olving at 


reciprocating 


dise rey 
L700 rpm disc, 
max 


stroke 


with ce 
imum adjustable 


which coat parts as 
atomized alkyd 
amel is ionized in a 
90.000-volt low-an ‘agestatic field 


electrostatic 


long 


resin 


ve through a 
hooth whe re 


some de | res ed 


forced by manual 


Metal parts 
At right 


are 


spraying to achieve a_ uniform 
overall film 


A flash 


fi\ os 


thickness 

air drying) period of 
elapst ; before the 
indirect gas-fired 
the finish 
minutes at 350° F. 


minutes 
parts enter an 
convection oven where 


is baked for ten 


Variety of Products Are 
Finished in Different Ways 


While the system used on utility 

should be borne 
finish many dif- 
metal products. 
painted singly and 
multiple. Oth 
placed on wire 
manual spraying 


t ible 3 18 typical, if 
in mind 
lerent 


that we 
types ol 
Some parts are 

some are coated in 


ers are mesh trays 


for The convey 
or speed varies too, depending upon 


the construction, size, and 


product 


shape 


weight of the particular 


oaded on conveyor at left to go into the power washer at the far end. 


washed and phosphatized parts are leaving the washer to enter a dry-off oven. 









Guasco Corporation, in Muncie, Indiana, 
produces “America’s Most Complete Line 
of Pre-mix Vendors and Dispensers.” 

They’ve been manufacturing quality 
products since 1890 and are the oldest 
beverage cooler manufacturer in existence. 

Superior engineering, top-quality mate- 
rials and streamlined mass production en- 
able GLASCO to offer the greatest values in 
ALL of their products which include Food 
Service Equipment and Dairy Vendors. 

The finishes on their products are strik- 
ing in color... smooth... clean... lus- 
trous .. . and durable. Enamels, specifically 
developed for GLasco, are furnished by 
Lilly Varnish Company. Another example 
of Lilly Industrial Product Finishes at work 
for industry! 

Lilly Varnish Company and its affiliated 
plants offer complete research and technical 
facilities to help manufacturers—(large and 
small)—with their individual finishing re- 
quirements. We’ll welcome the opportunity 
of working with you on your finishing 
problems. 



































Typical of the GLASCO line is this fa 
miliar 3-Drink Pre-mix Vendor. “Coca 
Cola’ and “‘Coke’’ are registered trade 
marks of The Coca-Cola Company 






VARNISH COMPANY :- Indianapolis, Indiana 


LILLY VARNISH OF MASSACHUSETTS, GARDNER, MASS. 
LIATED PLANTS THE LILLY COMPANY, HIGH POINT, N. CAROLINA 
PRODUCTOS AUROLIN, S. A., MEXICO CITY 












For more data, circle 165 on colored card. 
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Painted parts enter the bake oven at left and are shown leaving the oven at right. 


The type of 
material 
according to its 


paint 
varies 


being painted 
or finishing 
with the product 
end use and life expectancy. Care- 


also 


ful pre-planning and close coopera- 
tion with the supplier of finishing 
materials (to get a correct formu- 
lation of the paint to produce the 
required finish) 

Every product we paint has defi- 
nite and positive finishing require- 


assures SuCCeSS. 


ments based upon its end use. The 
equipment and physical layout of 
the plant, such as the length of the 
dry-off and bake and the 
speed range of the conveyor offer 
limitations. All of these 
met and overcome through 
materials, strict 
and 


ovens 


certain 
can be 
correct 
variables 


the use of 
control of close su- 
pervision 

We have found that the addition 
of electrostatic painting equipment 


26 


new in producing 
goods for industry in our area. 
Although our base operation is 
metal stampings, our customers 
now demand a finished product 

painted, packaged and ready for 


offers a concept 


use. 
Modern needs call for the use of 
modern methods. Here at Kelley 
Mfg. Co. we believe that our new 
finishing process gives us a de- 
cided and effective advantage in 
serving the industrial Southwest. 


Color Blend Dispenser 


Redi 
introduce 


Tinter blender 
months ago, is now 
rometrically accur e, « to oper 


ind more foolproof " r before 


Inquiries should be ldressed to Adel 
phi Paint & Color Work 86-00 Dumont 
Ozone Park 17, New York 

>> 


For more data, circle 22 on colored card 
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Lustrous appeal in lamp 
components. A New Jersey 
job plating shop uses Bur- 
NEK 22 for bright burnish- 
ing lamp parts after brass 
plating. Parts are ball and 
self burnished for 30 min- 
utes, rinsed, dried, and 
lacquered. 


Bright, stain-free handbag parts. 
A company making handbags 
and pocketbooks uses BuURNEK 
22 for burnishing small steel 
frames, corners, and ornaments 


plating. After burnishing, parts 
are rinsed, dipped in dilute Parts are ball burnished 
sulfuric acid, and plated. 


Clean, scratch-free zipper 
pulls. A large Eastern zip- 
per manufacturer uses Bur- 
NEK 22 in open-end oblique 
barrels to remove stamping 
before bright nickel and gold oil and bright burnish 


brass and steel parts. 


$5 minutes. 


Burnish parts mirror-bright 
at low cost with BURNEK 22! 





Brass, copper, nickel, silver, gold — 
you name it, Wyandotte BuRNEKa 
22 can burnish it to a bright luster 


with exceptional savings! Even 
handles short runs on aluminum, 
zine, steel, and stainless-steel parts. 

Most important, BuRNEK 22’s 
low cost and short running time 


help you slash burnishing costs to 


(1) Wyandotte cnemicats 


the bone. So why wait? Call your 
Wyandotte representative for a 
revealing demonstration in your 
own plant. Do it today! 
Wyandotte Chemicals Corpo- 
ration, Wyandotte, Michigan. 
Also Los Nietos, California, and 
Atlanta, Georgia. Offices in princi- 


pal cities. 


J.B. FORD DIVISION 
The Best in Chemical Products 
for Vetal Finishing 


For more data, circle 166 on colored card. 
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By 
Thomas A. 


Dickinson 





Genera! view of the 
new spray coating 
unit for steel con 
tainers. Workers at 
left (above and 
below) are making a 
routine check to be 
sure that the auto 
matic facility is 
functioning properly 


a 


Fabricating and Coating 


Containers Automatically 


FULLY automatic spray fin- through a baking oven. Its versa 
A ishing setup is currently tility is such that it can finish 5- 

enabling the United States gallon pails without the aid of hu- 
Steel Products’ Alameda, Calif man labor for purposes other than 
plant to coat pail-type containers maintenance. 
with real efficiency. It applies pro The containers are made from 
tective coatings to both the internal varving gauges of steel sheets 
and external surfaces of the con which are initially sheared to size, 
tainers prior to passing them  deburred and hand-fed into a roll 


INDUSTRIAL FINISHING 








forming and seam welding machine 
on a 2-strand system. 
Thereafter. with only a few minor 
exceptions, the materials are un- 
touched by human hands _ before 
they finished products. 

After leaving the first conveyor- 
ized production machine, which 
converts sheet metal blanks into 
cylinders for pail _ bodies, 
materials flow to a sizer which cre 
ates perfect cylinders by using 12 
expanding die segments to stretch 
the cold metal components. 

Subsequently, a “false wire and 
machine 
on each pail body with a spinning 
head; it expanding 
die to form a swedge or 
bead which stiffens the upper por- 
tion of the component 

Next, 


flange” 


conveyor 


become 


rough 


swedge”’ curls a top edge 


uses another 


concave 


a fully automatic “neck in 
reduces the 
that 
stacked 


mat hine 


bottom 


and 
diameters (so 
urely 
forms a bottom 


bodie s’ 
containers can be set 
and 
internal-expanding 
external-compression die. 


for shipment 


flange with an 


Test for Leakage; Dry Clean 
In Infrared Burn-off Oven 


1 } 


Holes for “ears,” which will 


later retain pail handles, are then 
produced in a_ body-piercing ma- 
chine—after which a worker in- 
serts bottoms on each body follow- 


liquid adhe- 
sive on the flange Pur- 
pose of the latex liner or adhesive 
is to make the pails leak proof af- 
ter flat double 
seamed cold- 
spinning 
rollers 


ing an application of 
bottom 


steel bottoms are 


into the bodies in a 


machine with grooved 


Pneumatic grippers on an auto- 
matic inverting machine return 
Ne pte mhe r, 1959 


the bodies to an upright position, 
so that their ears can be riveted 
in place. Then component is 
air-tested for leakage. 
Leaving the test 
conveyed 


each 


station, the 
through a 
infrared which 
volatiles and melts 
thus making the contain- 
ers clean enough to be finished 
with the aforementioned coating 
facility. They are then transferred 
automatically to a_ spindle-type 
The spindles are driven 
within the spray stations of the 
finishing unit, to revolve the pails 
as they are being sprayed. 


bodies are 
tunnel-type 
vaporizes 


oven 


greases, 


conveyor. 


Spray Coating the Inside 
And Outside Surfaces 
Pails 
area where they are 
aligned under 
electronically 


internal coating 
automatically 
guns by 


elevator- 


enter an 


overhead 


controlled 


containers 


Before coating operations begin 
are tested for possible leakage. 
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type fixtures. Protective coatings 
subsequently applied are varied 
in accordance with the chemical 
nature of the materials which the 
pails must respectively retain. 

Fan-type nozzles and appropri- 
ate shielding enable the overhead 
guns to deposit internal coatings 
during carefully timed cycles with- 
out allowing either overspray or 
backspray to fall on outer contain- 
er surfaces, after which the guns 
are elevated. 


Coated steel pails enter baking oven. 


In the finishing unit, exter- 
nal surfaces of the pails are coated 
with paints spe- 
cified by the customer. Spray guns 
mounted on adjustable fixtures on 
the front side apply the coating. 
Both lacquer and enamel types of 
materials are sprayed in accord- 
ance with differing customer spe- 
cifications with reference to colors 
and durability. 


new 


various colors of 


For more data, circle 
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Because spray pressures and 
nozzles are used to minimize the 
distance between deposition § sur- 
faces and fixture-mounted guns, no 
significant amount of overspray 
enters the open tops of the con- 
tainers while external surfaces are 


being finished. 


Conveyor Moves Painted 
Containers Through Oven 

After the spraying operations, 
the containers are fed into a pick- 
up conveyor which removes the 
pails from the spindles and trans- 
fers them around to a _ position 
above the oven conveyor. They are 
then released and carried two 
abreast through the baking oven, 
wherein temperatures are varied 
to meet the demands differing 
production runs. 

Pails leaving oven 
are readied for after 
passing a final inspection and be- 
ing equipped with appropriate lids 
handles. 


of 


the baking 
shipment 


and 


Berghoff; New V. P. in Charge of 
PPG's Paint Division 
(;uy J Berg 
now vice pre 
lent in cl 
A nang 


irge of 
late 
paint 

He suc 
Robert 


serghoft 

in charge 

of operations of 

the paint division 
including 13 paint 

ind plastic plants 

nts and of the most 
h and development centers 
Mr. Berghoff the 


three brush pl one 
modern 
n the in 


company in 


167 colored 


istry 
1924 


joined 


card 
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FEATURES: 


1. Centrifugal force is used to atomize and direct the coating material instead of air, 
and therefore, there is no expanded air to require high velocity exhausts. This feature 
in combination with an electrostatic field insures high material efficiencies and cov- 
erage. 


2. Heads emit a consistently uniform directional controllable fan; can be sprayed from 
any attitude. Fan intercept is rectangular, flat spray type. 


3. Skip spraying feature reduces rejects — eliminates build-up, accommodates empty 
fixtures or gaps — thus eliminating necessity of bunching conveyors. 


_ 


. Produces almost perfect overlap and match-in. 


uw 


. Many recessed areas, corners, etc. not otherwise possible electrostatically, handled 
with ease by Gyromat. 


\ 
i, @ 


‘yas 


6. Very high speed coverage. 








7. Simple installation — no major changes usually involved in existing 
conveyor lines. 








Write for complete data 


GYROMAT CORPORATION “irene concen 
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BY F. WARREN PORTER 


T ONE TIME or another all 
A of us have to do some color 
matching. Perhaps it has to 
do with a little paint tinting at 
home, picking out a mate to a pair 
of socks, or just honest to good- 
ness color matching in the pursuit 
of shoe money for the kiddies. 
The ability to color match, sooner 
or later, becomes a “must” for the 
fellow who has chosen product fin- 
occupation. Color 
can be a when 
with colorimeters and 
spectrophotometers. Surely it be- 
comes an art to the fellows that 
have grown older in the paint labs 
shading, 


ishing as an 
matching 
you work 


science 


or plants 
matching paint for the market. 
When an immediate need arises in 
the paint finishing shop for a color 
match to keep the line running or 
to move out a rush order, the 
. and “art” of color match- 
readily available. So, 
worth to the man 
problem, I will 
matching 


‘science”’ 
ing are not 
for what it is 
with this type of 


talk about color 


tinting or 


One of the first requirements in 
matching colors is the ability to see 
colors within colors. To be able to 
do this it is necessary to learn the 
color of the basic pigment colors. 
Some of the most frequently used 
color pigments are as listed here: 


Toluidene Red 
Lithol Red 
Para Red 

Oxide Red 
Primrose Yellow 
Lemon Chrome 
Medium Chrome 
Oxide Yellow 
Light Chrome Green 
Medium Chrome Green 
Dark Chrome Green 
Oxide Green 
Utramarine Blue 
Iron Llue 
Phthalocyanine 
Chrome Orange 
Carbon Black 
Lamp Black 


Yellow 
Yellow 


Blue 


Note: This is only a partial list 
shades and descriptions 
depending on the firm 
them. 

If you do not have samples of 
these colors available it is suggest- 
ed that you ask your paint sup- 


of colors; 
will vary 
that manufactures 








pliers to bring in several of their 
raw material color books so that 
you can become familiar with the 
color characteristics of these basic 
pigments. 

Looking at these colors you will 
see that each has a personality “all 
its own.” These personalities are 
the colors within colors that you 
must learn to see. To match a spe- 
cific color you must select the cor- 


rect combination of basic colors, 
often in combination with white, 
to produce the required tint or 


shade of the standard. 


Two Ways to Match Colors; 
One Is Very Wasteful 

In an industrial plant, when the 
need arises to mix up some paint 
in a hurry to keep a line running 
or to prevent cancellation of a rush 
order, there are two ways to go 
about getting a color match. One 
slap-dash way is to rush into the 
paint shop and mix together a lot 
of paints that you think will match 
the required color. Following this 
method the odds are that you will 
wind up with about six months’ 
supply of paint to do a one day’s 
worth of production. Further, you 
may almost wear out a pair of 
shoes checking and adjusting the 
color match while putting panels 
through the production oven. 

The second way—the method I 
prefer—is to work out a small but 
accurate mixture in the lab first 
and then graduate to a _ larger 
batch in the paint room, making 
the exact quantity of paint you 
will need for your particular pro- 
duction requirement. To do this 
preliminary work in the lab, you 
will need the following equipment: 
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Small lab baking oven 

Weight per gallon cup 

Harvard Trip Balance (scale) with 
weights 

Spatula 

Quart cans 

Color chips of your stock paints 


Recommended Procedure for 
Mixing Colors Economically 


From the supply of standard 
stock color chips, select those colors 
which you believe can be mixed to- 
gether to produce the color you 
want to match. Black and white 
paints can be used to darken and 
lighten required. Next, 
use the weight per gallon cup to 
check the weight of the different 
paints you have selected to work 
with. (If you require data sheets 
from your suppliers you will have 
this information, and this step can 
be dispensed with. ) 

Weigh out 200 grams of 
biggest single color that 
to the color you want. Then weigh, 


colors as 


the 
is closest 


in 10 to 20 gram increments, as 
you add the other colors—white, 
black, yellow, red, etc., as neces- 


sary to adjust the mixture to the 
required color. Remember that 
baking enamels darken on baking, 


so keep the wet color about one 
third lighter than the dry color 
you are matching. 

After each series of additions, 


rub out or spray out a sample of 
the paint on a steel panel and bake 
at the specified temperature of 
curing for five minutes. This 5- 
minute bake will show you if you 
are still in the right ball park. 
Keep written records of each addi- 
tion; make additions of color; 
check by a quick bake; add some 


~ 








more and check again. When you 
feel that you pretty 
the required color, spray out a pan- 
el and give it the full production 
bake. Chances are you will have to 
make one or two more additions 
after the full bake check. With a 
little practice most colors can be 
matched reasonably 
than half an hour. 


are close to 


close in less 


Keep an Accurate Record of 
What and How Much Is Added 


During the additions of the dif- 
ferent quantities of colors, keep an 
accurate tally sheet of the weight 
in grams of each color added. 
When you have reached the 
match divide the total grams added 
of each color by the weight per 
gallon figure for each individual 
color. Now forget you were work- 
ing with grams and consider your 
answers to be pounds. In turn, in- 
terpret the answers obtained by 
dividing through with the weight 
per gallon factors as gallons. For 
example, the typical talley sheet 
would look like the table below: 


color 


Paint Wet./gallon 
10.0 
8.0 
9.0 
s. 


White 
Black 
Yellow 
Blue 


The gram/pound column would 
be the total of the additions of 
paint used. The percentage of the 
mixture is figured by dividing the 
gallons of each item used by the 
total After converting 
from volume you can 


gallons. 
weight to 


34 


Grams/pounds 


now use the percentage figures to 
make any quantity of paint re- 
quired, for example: 


Color Gal. 


White 19 
Black 3 
Yellow 11 
Blue 37 


100 


Using the method just outlined 
here, working in the lab for the 
first time, the biggest volume you 
should wind up with would be a 
gallon or so of paint. 


What to Do if or When 
Mixes Are Not Compatable 

In the course of your work you 
may find evidence of incompatabil- 
ity or floating of certain colors, if 
there is going to be any. Nothing 
can be more frustrating than to 
mix a drum of paint in the paint 
shop and find that you may have 
to scrap it because of incompata- 
bility. These problems should be 


Gallons Percent 


200 20.00 19.0 
10 1.25 3.0 
10 1.44 11.0 

120 15.00 37.0 


10.69 100.0 


found out before you start working 
with large quantities of paint. 

If you have trouble with color 
floatation, one of two things usu- 
ally will help. First, try adding a 
little strong solvent such as xylol, 

(Continued on page 39) 
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TIRTCR TCT laritral Te: 
FOR DRAMATIC PRODUCT FINISHING 


The answer to perfect undercoating or durable 
topcoating on metal, plastic, cloth, glass or 
paper. Platers have tried and proven the 
efficiency and economy of UNI-VAC finishes. 
Spray it, dip it, bake it... for base coating or 
topcoating ... you're assured of good flexi- 
bility plus complete retention of its maximum 
hardness and toughness ... in addition to UNI- 
VAC's good compatibility to colored dyes. 
Other features are: adhesion, high-build, re- 
sistance to abrasion, moisture ...and consider- 
ing its versatility, UNI-VAC is competitively 
low priced. Send for liberal free sample today. 


iw Veeltia alice ee) ie 


Sew DEN, NEW JERSEY 


Southern Dist.: Crown Paint, Inc., 985 W. 20th S#., 





FOR YOUR PRODUCT 
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TOUSEY 
OFFERS 
A NEW 
WATER 
REDUCEABLE 
SEALER 


Tousey's Water Reduceable Sealer 
offers many advantages to manufacturers 
of automotive and agricultural equipment 


It is safer to use than sealers that have 
flammable solvents. 


It is non-toxic, and has no undesirable odor. 


It is more economical — using tap water 


in production, : CASTING SEALER 


It reduces clean-up costs to a minimum. 


It meets the unce requirements of 
leading equi ’ ’ 


It is available in standard sealer colors. 














Write and give 1 letails on your specif sealing 
problems our laboratory will send the proper 
recommendatios 

Tousey also manufactures Lacquer, Rubber Base, 
Alkyd and Hot Dipping type sealers. 


TOUSEY VARNISH COMPANY 


Chicago division . 
520 W. 25TH STREET + CHICAGO 16, ILLINOIS + Victory 2-2200 2800 ‘™m “Ave ° "EAST MOLINE, ILLINOIS + PHONE 35295 


For more data, circle 152 on colored card 


INDUSTRIAL FINISHING 











acetone, methyl ethyl ketone or 
butyl alcohol. If this doesn’t work, 
mix a 1% solution of silicone resin 
in the solvents used to reduce your 
coating. Add an ounce of this so- 
lution at a time until the float re- 
duces. One word of caution: If you 
add too much silicone to an enamel 
it can not If you get 
silicone on the surface to be paint- 
ed, you won’t be able to paint over 
it without doing a very thorough 
cleaning job. 
Keep a lab 
mixes you make. 
ances have a way of showing up 
and good will you a 
lot of time here. Jf you mix a new 


be recoated. 


book on the color 
Repeat perform- 
records save 
in a drum don't forget to re- 


side of the 


new color it 


color 
mark the cover and 
drum according to the 
now contains. 

At this point roll up your sleeves 
and do a little practice color 
matching. The method outlined will 
save you a lot of time and paint 
if you get some experience with it 
before the chips are down and you 
have to perform in earnest. Good 


Luck! 


Metal Decorating Blankets 


ARDNESS of the printing su 
face, extra thickness of the met 

al sheet, and long runs 
three features that distinguish metal 
decorating from offset 
paper. They are 
a much higher consumption of 
blankets in metal decorating than ex 
regular lithography. This 
blankets in metal decorating 


these are 


printing on 
responsible fo 


offset 


aiso 


ists in 
makes 
a major cost factor. 

Metal decorating blankets 
maintain their thickness, 
long runs, so that detail 


should 
even afte) 
will not be 
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lost and so that blankets will not have 
so often. The blanket 
must release the metal quickly to 
avoid smearing and slowing down 
production, also it must not cut easily 
at the trailing edge of the metal 
sheets. 

Another 
blanket is 
inks used in metal decorating. Chem- 
cals and solvents in these inks 
should not cause the blanket to swell 
at points where the type is trans- 
ferred and embossing. Good 
water retention is also desirable. 

In general, metal, which often has 
a burv at the edges, is harder on the 
blanket than paper, therefore a blan- 
ket used on metal should be tough 
enough to withstand abrasion and 
fracturing at the edges. At the same 


to be changed 


from a 
special 


feature 
resistance to the 


required 


cause 


time it must be sufficiently resilient 
to spring back after minor smashes 
and to recover after long runs. 


Reeves Brothers, Inc., 1071 Ave. of 
Ne hy York a. N., F. 


A mericas, 


Woodman of Interchem Will 
Keynote FP&VPC Meeting 


When the Federation of Paint & Var- 


ni I xiuction Clubs holds its 37th an 
nual meeting n the Traymore Hotel in 
Atlantic City Oct. 22-24, 1959, Herbert B 
Woodman president of Interchemical 
Corp ‘ leliver the keynote 1ddress 
Mr. Woodmatr is been president of In 
ter , nee 194 


United Wallpaper Advances Two 


United W pap Im i promoted 
Leroy A. Chloupek to director of indus 
t ( ind | bert W Mountsier 
t t r l rect f Illir Paint 

rk Chicag Illin 

Mr. Chloupek will direct the industrial 

tin ! n opment pro 

n n the cent researc! laboratories 
nc ‘ He been I ite with 
t | nt iu t ‘ » year 

Mr M nt ned Illinois Paint 
\\ h ir ’ St ng is chemist and 

n I te r il eT 









Selling Industrial Finishes 


PART 2 


By George A. Conrad 


reliable formula 
the sale of 


The No. 1 


HERE IS A 

for success in 

industrial finishes. 
ingredient is steady, persistent 
calling, regardless of results. The 
No. 2 ingredient is knowing when 
to terminate the call and get the 
hell out of there. 

The length of the call is deter- 
mined by circumstances which are 
seldom the same. On some accounts, 
the salesman may see only one in- 
dividual; others will require con- 
tact with a dozen men of nearly 
equal importance. Some customers 
experience so little trouble that 
calls become perfunctory; others 
almost require the permanent resi- 
dence of a service man. These vary- 
ing demands may justify limiting 
the visit to five minutes or extend- 
ing it to days. 


Sensing How Long to 
Stay on a Call 

Naturally, the visit should last 
as long as the salesman can be of 
service. If the other man is of 
fairly high rank, it should last as 
long as he seems genuinely inter- 
ested in continuation. On the other 
hand, beware of minor bosses who 
may be doing salesmen a disservice 

by yakking away while their su- 
periors are fuming. When you see 
your man in a reception room, you 
can assume that it 
company more 


is costing his 
money than when 
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you can seek him out on the job, 
without interruption. 

Some men, on both 
interview, are very skillful in sens- 
ing the moment of fulfillment. 
Others are too polite, or they may 
be really entertained by the other 
fellow’s conversation. If the man 
is plainly besieged with work, cut 
it short, or ask him to assign you 


sides of an 


(mmm KNOW WHEN TO GET OUT } 
































“In 


less 


a time when he is more free. 
again, out again,” calls seem 
satisfying, but remember: Every 
precious minute spared a busy ex- 
ecutive can be banked toward 
warmer and freer accorded 
tions in the future. 


recep- 
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An old friend and valued cus- 
tomer of mine had a charming so- 
lution to this problem. When he 
trouped into the reception room he 
had a stop-watch in his pocket. 
When he felt the talk growing 
stale, or time short, out came the 
watch and those regretful words, 
“Gee, I’m awfully sorry, but I have 
some samples in the oven.” 

The embryo paint salesman or 
veteran assigned to new territory 
must start out by canvassing. Can- 
vassing means practically going 
from door to door, seeking out 
those industries that might use his 
wares. Most everyone hates can- 
vassing like poison, but no substi- 
tute for it has ever been found. 
No customers (few anyway) are 
going to hunt for you. 


Request for a Sample; Is it 
Real Interest or a Brush-off? 


Usually, the first time or two 
around the territory will be pro- 
ductive of nothing but new ac- 
quaintances. Your company ex- 


pects this, so don’t get discour- 
aged. The first sign that things are 
beginning to break will be when 
someone shows interest in an item 
and suggests that you send him a 
sample. Most companies have a 
form on which salesmen list all 
pertinent data to guide the labora- 
tory in selecting a formula. You 
fill out one and file it with your 
laboratory. Soon more requests 
come for samples, and you have 10 
or 12 on the fire. 

Naturally, this makes you feel 
pretty good; you’re in business 
or you think you are. I hate to 
throw cold water on hope, but a 


order. The 


word of caution is in 
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less than one 
ten results in 


hard facts are that 
sample request in 


even a token order; not one in 25 
brings in a fair account by itself. 
Samples are the curse of the in- 
could 


dustry—yet it not exist 


without them. 











pe 
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f 























‘ 
> 
PY pt htt. 


INDUSTRIAL FINISH: NG MAGAZINE * } 





— 





“Those? Oh, they're salesmen's samples to 
test for a job we completed back in 1952." 


Why then, do people ask for 
samples? Well, in some ways it is 
a good sign; perhaps the prospect 
likes you so well that he doesn’t 
want to say, “No.” Some men 
merely consider sampling as a nor- 
mal postponement of a turn-down. 
Others whose normal needs are 
taken care of—they may have a 
dim prospect of having or wanting 
something different in the future; 
they honestly intend to award it 
to you, whatever it is, if it mate- 
rializes. Others ask for samples 
sincerely, but a year later they 
just haven’t gotten around to try- 
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that free sam- 
to stock odd 


ing it. A few find 
ples are a cheap way 
colors. 

Why then, do paint companies 
continue the expensive practice? 
For one thing, it is traditional and 
they know of no better way. For 
another, it has forced 
way open. Regardless of 
the prospect is slightly in the sales- 
man’s debt. If the salesman’s part 
in the transaction has been credit- 
able, he has set the prospect think- 
him 


has 


a door part 
results, 


wanting to give 
business. And, finally, if he 
led with his product and fol- 
lows it through persistently, there 


a miracle and 


ing about 
hest 


is always a chance of 
an order 

Most companies will not 
salesmen or new territory 
they have adequate chemists or lab 
facilities to them. Some 
firms figure as much as one chem- 
ist to each to handle the 
rush of samples they expect. 


add 
unless 


to assign 


salesman 


Company Cooperation; Prompt 
Action on Requests 

Other 
will 


unfortunately, 
think 


two, and 


concerns, 
hire any salesman they 
can bring in an order or 
then throw their requests upon an 
already overworked lab It is 
that a new man might find 
himself working for this latter 
type of firm. So, he might soon find 
that he is large back- 
log of sample orders, with over- 
optimistic delivery dates, and noth- 
ing emerging to keep his projects 
rolling. Under such circumstances, 
he has every right to demand prior- 
ity over the veteran salesmen. Most 
companies this to the new 
comer as a matter of principle and 


pos- 


sible 


acquiring a 


accord 


12 


he finds him- 
self getting the “you'll have to 
wait your turn” routine from the 
lab, he would be entirely justified 
in taking the matter higher. 

For one thing, in such an organi- 
zation, the veterans and their cus- 
tomers have long learned not to ex- 
pect anything on the date promised 
They and their customers are on a 
making explana- 
and 
important 
business 


self-interest. But if 


basis, 
embarrassing 
Most 

prospective 


first-name 
tions 
fatal to business. 
of all, the 
which the newcomer 
most likely business, the 
company that is to 


less less 


contacts is 
new sus- 
tenance of any 


yrow. 


Follow-up Action After 
Sending a Sample 

A sample often loses its potency 
through the failure to furnish ade- 
quate directions, or to follow it up 
In addition to the de- 
can, a 
out- 


persistently. 
tailed instructions on the 
letter (copy to the foreman) 
lining its will insure correct 
handling. It indicates the 
maker’s interest in his product and 
implies an obligation on the part 
of the paint user to try it. If there 
is any doubt about the proper sol- 
vent to use, it should be furnished. 
Samples should be delivered by the 
salesman, since it provides him 
with an opportunity to make an- 
other call—and he might be lucky 
enough to get immediate testing. 

A follow-up letter from the com- 
pany is helpful, but the job is more 
dependent upon the salesman. He 
should try for agreement that he 
be present at the test. When the 
sample is delivered, he should try 
to pin his prospect to a reasonable 


use 


also 
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1. Spray Coating 6440 
on patterned metal 


Two-ways 


ee ee to get a 


on smooth metal 


==tich, textured 
vinyl finish 








...With UNICHROME COATINGS 


Sales-appealing texture or pattern...the warmth, color and 
durability of vinyl... the production advantage of a sprayed fin- 
ish... all these advantages are yours through either of two new 
methods. 

Just spray Unichrome Coating 6400 over your smooth steel 
product. It will provide a handsomely textured finish with a 
leather-like look. 

Or, you can spray Unichrome Coating 6440 on products fab- 
ricated from mill-patterned metal. Resistant to sagging, it faith- 
fully mirrors even the most delicate metal pattern. 

Using either finish is like developing a deluxe model of your 
product. Both resist shock, abrasion, and staining... outwear 
baked enamel by 10 times... come in any color you specify. And 
you have no joint seams nor expensive scrap problems to worry 
about. Send for details. METAL & THERMIT CORPORATION, 
General Offices: Rahway, New Jersey. 


@) METAL & THERMIT 


CORPORATION 


For more data, circle 193 on colored card. 
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trial date. 
starts a 


Then if the prospect 
postponements, 
urge him to try it on his own time. 
Perhaps a miracle will happen and 
the prospective customer will re- 
port that it has been tested. If the 
report is adverse, try to find the 
reason; get another sample to him 
at once. If the report is good, Mr. 
Prospect is in line for 
But, good or bad, any prospect who 
tests a sample is Keep 
after him until he is a customer. 

There is some likelihood that 
your sample may remain untouched, 
with profuse apologies and explan- 
ations. As new and 
treat them seriously only 
as long as the prospect is serious. 
Don’t be discouraged; if he did not 
like you he would find a way to get 
rid of you. When your dusty sam- 
ple becomes a joke, it can still be 
a sales weapon if you and he can 
trade laughs about it. 

Some day, he may ask about an- 
other product—maybe laugh about 
another sample order. When that 
happens, get on the ball brother, 
because he is hooked. That is how 
sales are made. 


series ol 


business. 


serious. 


dates are set 


passed, 


The Lure of a Big Account; 
Big Business is Friendly, but. . . 

Some young fellows select a ca- 
reer of selling paint to industry, 
because they think they have a key 
to unlock the account of some colos- 
sal industry. Maybe they shared a 
college dormitory with the nephew 
of the board chairman. As soon as 
they sign up for employment, they 
set out for Mr. Big and a lifetime 
of good living. 

The neophyte without influence 
does just the opposite. On his first 


14 


canvass of his territory he is more 
likely to avoid the giant industries. 
This is a normal reaction. Big 
names and plants have a way of 
appearing so unfriendly that they 
seem hopeless to the amateur. So, 
he begins his selling career visit- 
ing the smaller plants where an in- 
formal atmosphere helps the new 
salesman to build up his self- 
confidence. 

Some day, though, he will de- 
cide to tackle a big one. To his 
amazement, everyone shows him 
real courtesy. His path is smoothed 
to every office. The giant exhibits 
a down-right friendly attitude. 
Best of all, instead of being turned 
down, he leaves with the inference 
that there is a chance of eventu- 
ally selling his materials there. 

In both cases, our beginners re- 
spond with soaring hopes. They 
may picture themselves as super- 
salesmen; their enthusiasm may 
spill over and infect the sales man- 
ager and the lab. chemists. This is 


pm——BIG BUSINESS 1§ FRIENDLY, BUT... ] 
~> 
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Despite the best of care... Pa of ee 


Who hasn't had some troubles (//~-~ ~~ 


with vacuum metallizing? 


Vacuum Metallizing is the way to big profits, exciting 
design, fabulous possibilities for the future 

But —as with any relatively new process—it sometimes 
turns up “‘bugs”’ that have to be solved. 

We've had our share. Because Bee’s Logo Division 
produces a greater variety of coatings for vacuum metallizing, 
on more materials, for a greater range of end uses, 
than any other manufacturer 


We've had to come up with solutions to problems involving 





resinous base coatings used on plastics, metals or glass 





pis 
each presenting specific production difficulties =“, 
Top coatings, clear, opaque or in color, 4 
are separate problems. Our answers involve Ps }\ 
, 
coatings that bake or air dry in minutes, ~~ / y 
speeding production, increasing capacity, , << A// 
cutting costs — \ f 
1 ’ - — \ | / 
The point is this: with Logo's variety of \ 
standard coatings for vacuum metallizing, ; VA A“ } 
4 i 
applied as recommended, most production J { VY) va a 
\ \ 
problems simply vanish. But to the tough ones, ‘ Ws al NN Fa \ 
/ a 
Bee's Logo Division brings you a great depth f re ANS | 
of technical service—the kind that gets \ JN = " 
~ - 
problems solved \Y {( 7, i ~ 
Y WY / S\ } 
Logo Vacuum Metallizing Coatings ~ | si \ 
| ASS ¢ 2 
and Logo services—can help you /) S| / a i, A \ | / 
SS é ¥/7 y \ 
—< 4 \\ / 
| | ~ SAN \y aN | | 
\ \ / \ 
Here's a new booklet jam-packed = \ Se | 
\ with helpful information about | \ \ _— / 
\ @ ‘SS vacuum metallizing coatings . . \ \\ Ta\ f] = Wk |] | 
a \\\ tg if \/ 
\\WARV RINT] | 
, Vi AS / | 
Send for it now. Contains complete coating \NY WE LS // 
r/ ~ 
chart for plastics, metals and glass { i \ 7 4/} 
, S ~ 
_ 4 real working tool you will use Sasa WY 
frequently. Ask for Bulletin B-99 \ lee 
\ 





i “eS 
BEE CHEMICAL COMPANY NW / {7 


LOGO DIVISION \ — ] [| 
12933 S. Stony Island Ave., Chicago 33, Illinois ee ( ~\ 
Phone: Mitchell 6-0400 >) 
On the West Coast: 17000 S. Western Ave., Gardena, California. 4 \ 
Phone: DAvis 9-8343 ~ 
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okay as long 
small 
time to hone up 
on the bread 

Without 


facts of big business buy 


Now is the 
that sales ability 
butter 


accounts vers 


and business 
wishing to be pessimis 
tic, some 
ing can stand discussing: 
1) They 


they 


would not be giants if 
unfriendly. Their per 


trained to ell you 


were 


sonnel Is good 


will 

2) Admittedly, 
buying through 
have 


there Is some 
pull. However, 
such rigid pro- 
that hardly anyone can ac- 
tually give business It 
upon collectively 
most 


most giants 
cedures, 
Is agreed 
Conversely, al- 

a purchase. 
3) Some giant industries have a 
policy of testing anything submit- 
ted. Thess 
drag out 
man has 
these 
that he 
paint; exception, 
cally better 


anyone can veto 


complicated tests may 
Many a sales- 
worked his heart out on 
submissions, only to learn 
was simply selling another 
something radi- 


for years 


Specifications; Tests; Delays; 


Divided 


1) Many industries set up stand 
ards for suppliers to meet. Some- 
times these are so stiff that only 
another meet them. In 
other requirements are 
modest and your product 
However, this is 

they will buy 
is just like 
third in a 

your name is 
but nobody has 


Orders Among Several 


flant can 
cases, the 

gets onto 
an approved list 
still no 
youl 


guarantee 
merchandise. It 
placing first, second or 
Civil 
in the 
to give 

5) A number of 
split their orders 
all. Yet they 


Service exam; 


magic circle 
you a job 
large buyers 
into crumbs for 


remain very particu- 
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as no one neglects the 


a salesman can do ten 

times the work and end up with a 
below average account 
6) Finally, the 
more likely to hold suppliers strict- 
ly to than the smaller, 
Many a big 
profitless 
prac 


large industry is 
account 

flexible 

turns 


more buyer 


account into a 


nightmare, with servicemen 
tically living with the buyer 

This is not intended to discour- 
age anyone from trying to sell big 
Go right out after them. 
The have remarked, 
lies in neglecting the smaller busi 
Just keep them in their prop- 
er perspective. 


Talk Up One New Thing; 
Many Things Will Confuse Him 


During the calls on a 
prospect, the paint vendor will ex 
perience no difficulty finding things 
to discuss. As the ice melts, famil- 
iarity with his prospect’s problems 
will open new avenues of conversa- 
tion; 
even 
may 
which 


accounts 
danger, as | 


ness 


first few 


stimulating, 
Then 
sampling and _ trials, 
also lend direction to his 
calls. Even the 
trouble. If he is 
he is definitely 

There will come a time, though, 
when the prospect will come up 
with the traditional, ‘“What’s 
New ?”, and the salesman will re- 
ply with a weak, “Nothing much,” 
and the will die. 
There should always be something 
hand 


these calls are 


sales 


though devoid of 
come 


fledgling has no 
tongue-tied now, 


miscast. 


conversation 
new, even if it has to be 
tailored 

The trouble with too many men 
is they cannot restrain themselves 
from laying all of their goods on 
the table as fast as the customer 
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up a faster output of quality, 
finish-baked steel drums & covers 
ina CONVEYORIZED OVEN 









If your manufacturing oper- 
ations involve the application 
and drying or baking of a 
product finish, you're on solid 
ground when you consult LANLY 





: Typical of all Lanly installations, this oven 
regarding your oven or dryer exemplifies coordinated mechanization with 
low cost efficient drying action. 

LANLY welcomes a discus- 
sion of your drying and baking 
operation problems. Write for 
Catalog No. 560 and get 
better acquainted with our 


requirements. 


organization. 


THE an co. Central and South 
American Representative; 
FINISHING OVENS Interkiln De Mexico S. A. 


2800 fuchd Avenue © Cleveland 15, Oho Mexico 4, D. F. 















Atlanta, Georgia ® a a © Boston, Mass e Chicago, tll e Cleveland, Ohio 
Columbia, So. Carolina . Columbus, Ohio ° Detroit, Mich . Houston, Texas 
ae . Rochester, N.Y ° San Francisco, Calif . St. Lowvis, Mo 
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will permit. They have worked out 
a couple of hours talk-fest that will 
present the entiré with 
some big name-dropping thrown in. 
Others have a single-barrel attack, 
such as, “Show me your thinner, 
I'll match it cheaper.”” Some men 
have used both methods very effec- 
tively, but they must cover a lot of 
territory to catch an _ occasional 
customer. When their meager stock 
of ammunition has failed, they 
cease calling and go to new fields. 


catalog, 


Find Out Customer’s Needs; 
Furnish a Better Material 


On the other hand, men who are 
skilled in selling finishing 
supremely confident 
that they will eventually land 
every prospect. They are in no 
hurry to consumate the sale. In- 
stead of confusing the man with a 
multitude of products, they utilize 
the early calls to familiarize them- 
selves with his needs. With this 
knowledge as a foundation, they 


really 
materials are 


48 


will proffer one product in which 
their company is quite strong. It is 
better to aim for a one drum order 
of superior material, than a 10- 
drum order of material that has 
only a 50-50 chance of surviving 
competition. 

Your first trial is your best open- 
ing wedge. It only confuses mat- 
ters to have several products run- 
ning trials together. Any failure 
on the first trial will definitely 
prejudice those that are successful. 
Hence, by holding the so-so items 
until his reputation is established, 
Mr. Salesman achieves two goals. 
He begins his campaign upon a 
promising note, and he stores fu- 
ture replies to the “What’s New” 
inquiry. 


Well Informed Salesmen Are 
Welcome Visitors — Usually 


There are other ways to keep a 
salesman’s calls from growing 
stale. He can find out discreetly 
about any materials which his cus- 
tomers find are less than satisfac- 
tory, whether bought from him or 
a competitor. Then, with the help 
of his company, he can surprise 
the customer with an improved 
product. 

He owes it to his customers to 
keep informed on all new develop- 
ments in finishing methods and 
materials. These are excellent sub- 
jects for discussion at sales calls, 
and their inclusion at meet- 
ings helps to keep the company 
alert to future markets and trends. 

He should keep informed of all 
projects his company has under 
way. If not secret, they make fine 
subjects and also impress the cus- 
tomer that he is dealing with a 


sales 
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To prevent corrosion and anchor paint on aluminum 


ask Oakite 


OVER 50 YEARS CLEANING EXPERIENCE + OVER 250 SERVICE MEN » OVER 160 MATERIALS 





Protect aluminum at lowest unit cost 


with CHROMICOAT 


Oakite CHROMICOAT is an economy any 
way you look at it: on the basis of price alone 
..on solution make-up and “mileage”. .. on 
the way it blocks corrosion and forms a per- 
fect anchor for paint to keep your customers 
sold and satisfied. 

Phis is a conversion coating you can depend 
on. Oakite ChromiCoat protects for hundreds 
of hours under the ordeal of salt-spray tests 

.and surpasses MIL-C-5541 specs several 
times over! 

And the Oakite process is simplicity itself. 
No control problem. A thin, golden, uniform 
coating every time. 

ChromiCoat is just one of a line of more 


For more data, circle 
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conversion coating 


than 30 Oakite materials designed especially 
for aluminum. There are etch and non-etch 
cleaners ... barrel finishing compounds. . . 
safe paint strippers... forming lubricants. 
For ask lo« al 
Oakite man or write to Oakite Products, Inc., 


20 Re tor Street, New York 6, N. Bs 


more information, your 


it PAYS to ask Oakite 
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Even a new 


talk 
should 


progressive concern 


rolling-mill is sales 

Every salesman learn 
everything possible about his cus- 
likes dislikes. How- 
learned, this common 
stuff should be dished out 
rather than blurted out 
attempt to uncover 


tomers’ and 


ever once 
interest 
carefully, 
in an obvious 
a kinship. 

leaving a call, 
down a 


Immediately upon 
the salesman should jot 
brief but complete report of every 
item discussed, especial- 
made. Few men 
memory so phenomenal 
keep details 


getting 


important 
ly ane prom SOS 
possess an 


that 


long, 


such 
some 


they can 
without cross- 
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Finally, Sincerity Is 
Salient facts are 
flights of 


funny story 1s 


better than 
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and a 
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than 
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than 


oratory ; 
much safer 
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sou enjpoued 
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Dickinson to Manage The Bee 
Chemical Hartford Office 


Protects 2-Way Car Radio 


| ey serves a growing market for 
2-way radios with “Carfone” ra- 
dios—rugged sets designed for hard 
usage 

To meet a broad set of specifica- 
tions for the 2-way RCA 


selected a vinyl dispersion coating for 


system, 


the metal housings used to encase the 
radio. The vinyl finish is also ap- 
plied to the universal mounting loud- 
speaker and hand-held microphone. 
The vinyl coating was selected for 
its long life, resistance to perspira- 
most chemicals, 


color 


tion, grease, oil, and 
ease of cleaning, and excellent 
retention. Additionally, it 
an insulating coatin for the 


provides 
metal 
housing. 
Dispersion 
fone” 
Union Carbide 
of Union Carbide Corp. 


esins used in the “Car- 
radio coatir gs are products of 
Plastics Co., Division 


Dore Joins Cosden Paint Co. 


Tha <* ‘ > t ) ! lea in 
staff, Mr 


n n 
entrate on 


H. W. Buchanan, Sales Mgr. For 
Metal & Thermit Corp. 
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storia radiant heating news 


to help manufacturers improve production operations 


Why is INFRARED more productive 
than convection heating methods? 


The excellent savings in time, money, space and manpower being obtained by users of radiant 
(infrared) ovens, compared with convection heating, can be traced to the basic differences 


between the two methods. It is largely 


the following fundamental differences which make 


infrared far superior in production heating operations 


CONVECTION HEATING 


... is indirect 

Convection heating—regardless of fuel used 
—is indirect heating. Like the housewife who 
bakes in a gas range at home, industrial users 
of convection heating must first heat the oven 
before the product can be heated. So heating 
is delayed while product being processed ab- 
sorbs heat from the heated atmosphere sur- 
rounding it, 


... is slower 

Since energy is not transmitted directly to the 
product, in heating by convection, processing 
is necessarily much slower than by infrared 
process, Each product placed in convection 
oven must wait until surrounding air is ade- 
quately heated before it can absorb heat to 
desired temperature 


. . . wastes valuable heat 

Escape of air must be limited to obtain effi- 
cient heating in a convection oven. On the 
other hand, most industrial applications also 
require an adequate removal of air to elimi- 
nate dangerous volatiles—particularly in paint 
baking. So we have a peculiar contradiction 
in principles: You must let air escape—even 
though it carries costly heat with it. 


...requires air turbulence 
Convection heating also requires the hot air 
to be constantly moved around the product, 
so heat can be absorbed. This often deposits 
dust and combustion particles on the product's 
surface. Special ventilating and filtering sys- 
tems often must be used when an unmarred 
finish is demanded 
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GET “RADIANT HEAT—APPLICATIONS UNLIMITED” 





| 

| 

| Free ; with full 
| Book on 

! Infrared 

| 


Benefits, cost-savings, and typical applications of infrared — 
description of 
contained in this 20-page book. Write for a free copy. We will 
gladly include recommendations in our reply if you send us 
production data and heating réquirements. Address Dept 


INFRARED HEATING 
... is direct 


Radiant energy heats any object directly, with- 
out heating the air in between the infrared 
source and the product being heated. (Like 
the sun's infrared rays melt snow on cold 
days.) The product does not have to take 
heat from surrounding air. This high radia- 
tion efficiency saves time and effort, because 
production heating begins immediately. 


... is instantaneous 

The moment your infrared heat is turned on, 
heat is transmitted to the product. No warm- 
up period is required. Desired temperature is 
obtained without delay, without wasted heat, 
thus enabling you to turn out more finished 
products in less time and at lower cost. 


. .. is more efficient 

In an infrared oven you need only admit and 
exhaust enough air to reduce concentration 
of volatiles. Volume circulation of air is not 
required, so little heat is lost. Carefully con- 
trolled movement of air does not reduce prod- 
uct temperature, so higher heating efficiency 
is obtained. Maximum heat is squeezed out of 
every KW used in radiant heating 


... Minimum air movement 

Since there are no products of combustion in 
an infrared oven, an minimum air movement, 
there is litthe chance for the finish to be 
marred by foreign matter. Rejects are there- 


fore minimum. Maintenance costs go down. 
Product quality is increased. Profits are 
greater 


this modern, versatile process —is 
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THE FOSTORIA PRESSED STEEL CORPORATION « Fostoria, Ohio 
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In the two ovens above, installed at Stout Sign Company, St. Lovis, Mo., 
uniform drying is accomplished by four recirculating zones in each oven. 
Hot air is forced across the oven by 
banks of norrow 
floor to ceiling 
recirculated air 


pressure and suction controlled by 
vertical apertures in the oven walls which extend from 
These narrow apertures assure even distribution of hot 
and cause the air to flow horizontally through the sign 
racks and over the work. The direction of air flow is reversed in each suc- 
cessive zone. Air is recirculated at the rate of 13 oven volumes per minute. 
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Mahon engineers were called in to solve a paint- 
baking bottleneck in the production of metal 
signs painted with the silk screen process. This 
application process necessitates stacking freshly 
painted signs in a horizontal position, with only 
two inches of air space between, in specially 
built racks. Stout Signs had previously been 
baked in this manner in batch-type ovens. 

The solution arrived at by Mahon engineers was 
two parallel tunnel-type, conveyorized ovens 
built as a single unit adjacent to the plant. Each 
oven was provided with independent tempera- 
ture and conveyor speed controls and was de- 
signed to utilize existing sign drying racks which 
were modified and adapted to conveyor use. 
The Stout Sign Company is now able to control 
temperature and time-length of the drying and 


THE R. C. 


MAHON COMPANY e 





Stout Sign Company Eliminates Production Bottleneck 
with Conveyorized Paint Baking Equipment! 


baking process to meet any finish requirements 
... they are relieved of much manhandling of 
racks, and are free from excessive paint fumes 
and dust and lint troubles; production flows 
smoothly, and the quality of finish on their 
product is vastly improved. 

The enthusiasm of a satisfied customer is best 
evidenced by the following excerpt from a letter 
recently received from Stout Sign Company: 
“Let me congratulate you and your entire 
engineering staff on an accomplishment beyond 
our expectations.” 

When you consider new finishing equipment or 
processing equipment of any type, you, too, will 
want to discuss your requirements with Mahon 
engineers. See Sweet's Plant Engineering File 
for information, or write for Catalogue A-659. 


Detroit 34, Michigan 


SALES-ENGINEERING OFFICES in DETROIT, NEW YORK, CHICAGO, LOS ANGELES and SAN FRANCISCO 


MAHON 
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Padding-in filler with power driven rotary machine. Wipe-off and clean-up operations follow. 


Conveyorized Finishing 


Dining Room Furniture 


BY LEWIS W. JENKINS 
Finishing Foreman, Conover Furniture Co.* 


\ X YE MANUFACTURE dining To produce all of these finishes 
room furniture, tables, buf- there is bound to be some varia- 
fets, chairs, servers, break- tion in finishing procedure. How- 

they may be divided into two 


v1) 


fronts, ete The woods used are ever, 
mahogany, walnut and oak, with general classifications: 1 Those 
some hackberry and gum. Present that require the use of toners to 
finishes include traditional Cordo- lighten the natural color of the 
wood, and 2) those on which no 


van and brown mahogany, Ameri- 
describe 


can and Swedish walnut, and mod- toners are used. I shall 
ern suites in silver gray mahogany both groups. 

We use modern low-pigment fast- 
drying toners. We apply them in 
two operations to obtain the de- 


and limed oak. 
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sired color and still retain the ori- 
ginal grain figure in the wood. The 
first toner is sprayed at an atom- 
izing pressure of 60-lbs., and a 
fluid pressure of 18-lbs. This coat 
is then force dried for 25 minutes 
at 110° F. During a conveyor trav- 
el time of ten minutes the toner 
coat is lightly sanded with No.8 

sandpaper. Then the second toner 


is applied, dried and sanded just 
like the first coat. 
An oil-base filler is sprayed on 


all pieces except the chairs; for 
this we use an atomizing pressure 
of 40-lbs. and a fluid pressure of 
20-lbs. The chairs are manually 
dipped in a tank containing filler 
and revolved in this tank to assure 
complete filling. 

Padding in of the filler on all 
flat surfaces is done with a power- 
driven rotary machine equipped 


—=m 
‘ 
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with rubber blades. This machine 
treatment is followed immediately 
by hand padding in. Of course, on 
chairs, all of the padding-in of fill- 
er is done by hand. After wiping 
and thoroughly cleaning the sur- 
faces, all pieces are inspected be- 
fore they enter a drying room 
where they remain for one hour at 
130° F. with 32% relative humid- 
ity. 

Upon leaving the drying room 
the pieces are allowed to cool for 
30 minutes. An 18% solids lacquer 


sealer is sprayed at an atomizing 
pressure of 55-lbs. and fluid pres- 
sure of 18-lbs. The sealer is al- 


lowed to flash off (air dry) for 15 
minutes before it is force dried for 
30 minutes at 100° F. During a 
period of 15 minutes the 
sealer is sanded with No.8 
stearated sandpaper. | To 


cooling 
coat 
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Yes, these boys are obviously posing. 


picture does show four air-driven rubbing machines and the overhead hose. 


The photographer didn't do so well here, but his 


In the back- 


ground power driven polishing discs are being used. 
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[Continued from page 55] 


Two Finish Coats Plus 
Forced Drying 


The first finish coat—or it might 
be called the “build coat” of 22% 
solids urea formaldehyde clear syn- 
thetic—is sprayed at an atomizing 
pressure of 50-lbs. and fluid pres- 
sure of 18-lbs. This coat is allowed 
a flash-off time of ten minutes be- 
fore it is heat cured for 40 minutes 
at 110° F. with 32% relative hu- 
midity. A period of ten minutes 
for cooling follows. 

The second finish coat 
ids urea formaldehyde conversion 
varnish) is sprayed, using an atom- 
izing pressure of 60-lbs. and a 
fluid pressure of 20-lbs. This coat 
is allowed to flash off for eight min- 
is heat cured for 40 
with 32% rela- 


(38% sol- 


utes before it 
minutes at 110° F 
tive humidity. 

All pieces are removed from the 
conveyor and placed in a ventilated 
room where the air is kept in con- 
stant circulation by means of fans. 
The temperature in this room is 
thermostatically controlled at 135 
F. with 35‘ relative humidity. 
Furniture remains in this room 
overnight to assure complete dry- 
ing and curing the top coat of con- 
version varnish. 


Traditional Finishes: 
Stain, Wash Coat, Filler and... 


On furniture that does not re- 
quire the use of toners to lighten 
the color of the wood, finishing ac- 
tually starts before the pieces are 
placed on the conveyor carriers. As 
the pieces come to the finishing 
room a “trace stain” is sprayed on 
and and the 


posts drawer edges; 


inside surfaces of all drawers are 
given a spray coat of tinted lacquer 
sealer. 

After the pieces are placed on 
the conveyor they pass through a 
booth where an NGR stain is 
sprayed at an atomizing pressure 
of 45-lbs. and fluid pressure of 12- 
The stain coat is force dried 
for 30 minutes at 110° F.; then 
follows a cooling period of ten 
minutes. 

A wash coat of 8° 
ing lacquer is sprayed at an atom- 
izing pressure of 25-lbs. and fluid 
pressure of 10-lbs. This coat is 
oven dried for 25 minutes at 110 
F. During a 10-minute cooling pe- 
riod the wash coat is scuff sanded 
with No. 8/0 sandpaper. 

An oil-base filler is sprayed at 
pressure of 40-lbs. 
20-lbs. The 


lbs. 


solids bleach- 


an atomizing 
and fluid pressure of 


Spraying sealer on chair frames 
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5-Gallon Can 
at Drum Price 
Order a 5-gal. can 


at drum price and 


Convince yourself 






Satin Finj pooling Lacquers 


These are ideal lacquers for use where a satin sheen finish with 
a smooth, silky feel is desired, without requiring a costly rubbing 
operation. 

Their intrinsic and economical values are fully appreciated when 
used in place of the regular semi-flat lacquers, to produce the much 
desired satin, velvety finish. 

Mac’s Satin Finish Wooling Lacquers, if steel wooled only, or if 
steel wooled with wax using 3/0 or 4/0 steel wool, will produce a very 
smooth, silky, and scratchless finish that feels more silky than the 
regular satin finish lacquers. The steel wooling process is inexpensive 
and easily done. 

Mac’s Satin Finish Wooling Lacquers are made in different sheens 
which may be a flat comparable to a 20 sheen or as bright as a 75 
sheen lacquer. They may also be used without steel wooling and will 
produce a fuller and more homogenous finish than the regular semi- 
flat lacquers. 

Mac’s Satin Finish Wooling Lacquers are available in water white 
light resistant, for use on white or pastel finishes, or in the regular 
lacquers for the darker shades such as mahogany, walnut, etc. The 
water white satin finish wooling lacquers are universal lacquers and 
may be used on both white and medium to dark finishes wherever 
space for storage is important. 

When ordering, advise sheen desired and whether you want water 
white or regular satin sheen wooling lacquer. 


“Eighty-four Years of Service 


Nhe Lawrence?McFadden Co: 


} 


Headquarters #< Fin Finishes Since 87 





7430 STATE ROAD PHILADELPHIA 36, PA. 
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filler is padded-in; a power driven 
rotary machine is used on all flat 
surfaces, and hand padding is used 
on curved and shaped _ surfaces. 
Wiping and clean-up operations 
follow. The filled pieces are care- 
fully inspected before they enter a 
drying room where they remain 
for 60 minutes at 130° F. and 32% 
relative humidity. Following a 
cooling period of 30 minutes, seal- 
er is applied, dried and sanded the 
same as previously described. 

An oil-base glaze coat is sprayed 
on and wiped off, followed in eight 
minutes with of 24% 
solids lacquer, using an atomizing 
pressure of 60-lbs. and fluid pres- 
18-lbs 


a spray coat 


sure of 


Tanks in the central mixing and supply room. 
All finishing materials are piped from this 
room to spray booths. Storage racks of steel, 
for drums of material, are at right in the 
same room. The room is of fireproof con- 
struction and has fire-fighting equipment. 


These pieces then receive two 
finish coats of urea formaldehyde 
conversion varnish which are heat 
cured. The pieces remain overnight 
in a heated storage room—the same 
as described for the tonered finish. 

Regardless of what finish it has 
received, all furniture is given the 
same rubbing and polishing opera- 
tions. After remaining in the over- 
night heated storage the pieces are 
rubbed with No. 400 wet-or-dry 
sandpaper lubricated with rubbing 
oil. A portable air-driven machine 
is used. Next the pieces are ma- 
chine rubbed with No. 600 wet-or- 
dry sandpaper lubricated with the 
same oil. The surfaces are then 
cleaned up with a _ water-soluble 
cleaner. A No.5 compound is ap- 
plied and the surfaces are immedi- 
ately buffed with a power-driven 
wool disc. Finally, a silicone polish 
is applied and the sheen is brought 


up with a portable, power-driven 
lambswool disc. 

All finishing materials are sup- 
plied to the various spray booths 
through a circulating pipe system. 
No pressure tanks are used in the 


booths. In the central mixing and 
supply room there are seven sup- 
ply tanks each having 275 gallons 
capacity. The tanks that contain 
toners and filler are equipped with 
air-operated stirrers or agitators. 
All of the materials go into the pipe 
line under 40-lbs. pressure. There 
is a return line on each so that the 
materials are constantly circu- 
lating between the spray guns and 
the supply tanks. Adjacent to the 
mixing and supply room is the 
drum storage. Both rooms are fire- 
proof and equipped with sprinkler 
system. [END] 
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SERVING THE 


INDUSTRIAL 


SOUTHEAST 
Cincy... 1910 


our tailor made FINISHES® for 
wood surfaces include; every 
product necessary to lend en- 


during beauty to wood. 





SS 


GILMAN PAINT & VARNISH CO. 
CHATTANOOGA, TENNESSEE 








DUST and FUME 
REMOVAL SYSTEMS 


FLOW COATING and 
DIPPING SYSTEMS 


WASHING and 
PHOSPHATISING SYSTEMS 


SPRAY BOOTHS and 
BAKING OVENS 


COMPLETE FINISHING 
SYSTEMS FOR 
WOOD and METAL 


KOCH 
FINISHING 
SYSTEM 


Kocus team of experienced engineers are only a 
call away. KOCH FINISHING SYSTEMS for wood or 
metal are designed to improve your present production 
and flexible enough to meet future expansions at a 
very low cost. 


KOCH FINISHING SYSTEMS assure you of quality pro- 
duction with increased volume while cutting costs .. . 
peak efficiency operation with the lowest unit cost. 

Give us an opportunity to show you how you can im- 
prove your present installation. Your call to KOCH 


does not obligate you in any way. 


Pa 4-) tt 


KOCH 


SONS, INC. 


Evansville 4, indiana 
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PROUD 


This gal has real pride in 
her possessions, as you can 
plainly see. We are proud of 
what we have to offer, too 






a well-equipped plant, 









manned by an experienced 
crew, backed by skilled 
technicians and an up-to-date 








laboratory, directed by men 






who have been in the 






specialized and exacting 





field of industrial finishes for 






many years. We'd be 






proud to have you give us 
a call, any time... 







MANUFACTURERS OF PROTECTIVE AND DECORATIVE FINISHES 







For more data, circle 177 on colored card. 





Se pte mber, 1959 61 


Roller Coaters Spread double for coating both face side and 


. ° back at the same time. 

Paints and Adhesives In its simplest form a roller coate 
| pe applying adhesives, paint and’ includes a rubber feed roll which 

similar coating materials on flat bears against the back of the stock 
sheet stock such as plywood, composi to be coated; it is used to propel the 
tion board, chipboard, plastic sheets, sheet or panel through the machine. 
etce., the roller coater offers a fast Immediately above the feed roll is a 
and economical means of application. ubber applicator roll which applies 
Roller coaters are offered in two gen he coating material to the face of 
eral types—single, for coating only the sheet as it passes through the 
the top face of flat sheet stock, and machine. Back of the feed roll and 
n the same plane 
is an adjustable 





metal doctor roll; 

t is between these 
) ollers that 

coating ma 
| 


Ss col 


al 





BEdford 2-3800 


BODY BROS se 
° mines the filn 


incorporated thickness of coat 
material that 
be spread 


“STRIA PAIN 


214 Northfield Road Bedford, Ohio ver the surface 


of the sheet stock. 


Several varia 





tions in rolle 
coate}l construc 
tion are offered 
In one of thes 
the feed roller op 
erates In a pan 
containing coat 
ing material, and 
from this feed 
the applica 
roll picks 


liquid mate 


MORE THAN A PRODUCT. 


A STANDARD OF EXCELLENCE 


and rolls 
the surface 
sheet stock. 


docto blade 








steel 


a 
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edge ground to a 45° angle) bears 
against the applicator roll to control 
the film thickness of coating material 
being spread over the surface of the 
flat sheet. 

In double roller coaters the same 
equipment, rolls, doctor blades, etc., 
are located underneath as well as 
above the sheet stock. In some cases 
doctor blades are used to clean the 
coating material off the rolls, as, for 
instance, in the printing of wood 
grain or other designs on panels or 
sheet stock. 

On some machines the applicator 
roll is made of gelatin composition 
instead of rubber. This type roller 
is much softer than the rubber roll 
and is often used for applying coating 
material to a surface that has slight 
irregularities like, for example, a 
slight offset of say %-in., or stock 
that has shallow V-grooves. These 
rollers are also used in printing wood 
grain and other designs on_ sheet 
stock. Extreme care must be taken 
with gelatin rollers, as they may be 
damaged very easily; they are liable 
to get out of round when not in use 
(unless they are continually rotated 
to prevent sags developing); they are 
attacked by certain solvents, and they 
are affected by changes in tempera- 
ture. 

Three desirable features are of- 
fered in the application of coating 
materials by roller coater. First, it 
is a fast operation; secondly, the film 
thickness applied can be closely con- 
trolled; and third, it is economical as 
there is very little solvent loss through 
evaporation and practically no loss of 
coating material during the process. 

JCS. 


Poise is physical. The poised person 
sits straight—erect but comfortable. 
He walks straight and avoids nervous 
mannerisms. His clothes are clean 
and they are the right clothes for the 
occasion. Everyone admires poise. 
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CUSTOM 


¢ 
we 
| ¥ 


at SAVINGS to You 


Are you getting the best thinner for your 
product? Potter will formulate specifically 
for your requirements. Just send sample 
of thinner now used and tell us changes 
wanted OR fill out form below and mail 
for FREE Sample. 

Over 800 Satisfied Customers 








SPECIAL OFFER: 

Order a trial drum of your Potter thinner 
on a guaranteed basis. Try 5 gallons — if 
not completely satisfied return the balance 
of drum for FULL CREDIT. 











r 


Mail The Coupon Today 


YES, send FREE Sample, at no obligation. 
YES, we'll take your SPECIAL OFFER Trial Drum 

The Product we moke is 

We use finishes on ([) Metal W ood 
Auto Other 

Application Spray Dip Cleaning 
Other 

We want it to dry Fast Medium 
Slow 

Gallons used per month 

Name 

Address 

City Zone___ State 


POTTER Paint Co. 


ee, 
oo or Cortland 1, New York 
haat Cambridge City 1, indiana 


Write to your nearest location 
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Modern Dip Coating is 
Quite Successful 


T ONE TIME it was believed 

that dipped paint jobs were suit 
able only for concealed parts. Dip- 
ping gave complete coverage but the 
paint would be thin at the top and 
too heavy at the bottom or under- 
dipped pieces, Much has 
about this method of 
Improved dipping meth- 


sides of 
been learned 
application. 


/\MIERICAN “Chainless” “: 
in-the-floor conveyor tows ‘*'".. 
bulky 1000 Ib. loads! W ith the 


~ 


Metal floor plates cover 480’ 
conveyor, except for a narrow slot 
in which the tow bar travels. 
Personnel or vehicles 
can cross the assembly 
line without stopping 
production. Write 

for Catalog CD-B. 


TOW BAR “A” is manually engaged and disengagad 
in trolley clevis “B’’. Eight-wheeled 

trolleys ride inside a 4-rail track. Steel rods 

with ball-socket joints connect trolleys 


CONVEYOR DIVISION 
THE AMERICAN MONORAIL CO. a 


Fourth & Franklin Streets @ Tipp City 6, Ohio 


ods and equipment now make it pos- 
sible to coat not only concealed parts 
but those parts that are on the out- 
side of the entire product. Of course, 
all products are not adapted to this 
method of coating because some parts 
may be of such shape as to prevent 
drainage of paint, flowing 
because of the formation of 
Where dipping can be 
usually an economical 
application. 
Modern 
tanks have 
vastly improved 
the old fash- 
open top 
The pres 
tank is 
enclosed 
excep- 
space for 


proper 
off, or 
air pockets. 
done, it is 
means of paint 
d l p 


been 


1one d 


tanks 
fully 


tion of 
the entrance and 
exit of the con- 
veyo No sol- 
vent fumes. es- 
cape into the sur- 
rounding room to 
the eyes 
and sting the 
nose of people 
nearby, or to 


burn 


cause a 
fire hazard. 


serious 


Solvent vapors 
the tank are 
along with 
solvent vapors 
from the dipped 
products, in a 
drain tunnel at 
the exit of the 
dip tank. The sol- 
vent vapor in the 
drain tunnel is 
controlled as_ to 
density or “rich- 
ness.” Its pur- 
pose 1s to aid in 
fast, complete 
drainage of ex- 


from 
used, 
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cess paint from the dipped parts or 
products. The excess paint that drains 
off flows back into the dip tank for 
re-use instead of drying and becoming 
waste on exposed drip pans. The en- 
closed dip tank also reduces excessive 
solvent loss through evaporation. 

Floating bubbles which cling to 
the surface of the product as it leaves 
the tank and then burst to damage 
the finish—these have been eliminat- 
ed. Any bubbles that may be float- 
ing on the surface are driven back 
to the entering end of the tank by 
an overflow pipe. 

The coating material constantly 
overflows into an auxiliary tank from 
which it is pumped and forced 
through a cartridge type filter before 
it is returned to the dip tank. The 
return pipe is located near the bot- 
tom of the dip tank; inside the tank 
series of holes along 
a plug at the end. 


it contains a 


its top side, and 


teturned paint is forced up through 
these holes in jet streams with suf- 
ficient pressure to carry the paint 
up to the surface of the material. 
This type of setup accomplishes two 
things: It eliminates all trouble from 
bubbles and it provides a circulating 
and stirring up of paint in the tank 
to keep pigments in suspension for 
uniform coating of products; and it 
prevents any serious settlement of 
‘solids in the dip tank. The modern 
dip tank is a well engineered piece 
of equipment and it is avail- 
able in a variety of designs.—F’.G. 


Screen Process Convention in 
New York, Oct. 30- Nov. 1 


“New Horizons in Screen Process” will 
be the theme at the llth Annual World 
Convention of the Screen P Print 
ine Association International at the Stat- 
ler-Hilton Hotel in New York City, Octo- 
ber 30- November 1 


rocess 





POWER SPRAY WASHERS 
DRYING OVENS 
PAINT BAKING OVENS 


CONVEYORS 


The 
SPRA- CON COMPANY 


3600 ELSTON AVE. 





SPRA - 
COMPLETE FINISHING SYSTEMS 


FLOW COAT MACHINES 
AIR REPLACEMENT SYSTEMS 


CON 


SPRA-CON ROTARY 
ARM WASHER AND 
PAINT APPLICATORS 


CHICAGO 18, ILLINOIS 
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Steel Boats Protected 

By Vinyl Coating 
ALT WATER of 
through galvanic action has long 
disadvantage in the 
hulls for pleasure boats. 
corrosion results two 


corrosion metal 
been a 
use of 
Galvanic 
different metals are brought into con 
Ionization in the 
rent 


serious 
steel] 
when 
tact in salt water. 
electric cul 


The 


water allows 
between the 


salt an 


two metals. metal 


vinyl paint has been developed that 
provides an impervious, electrically 
insulating coating which arrests the 
electrolytic flow the metals 
and, at the time, protects 
against abrasion, marine growth, and 
the effects of sun and water. It 
be applied by the manufacturer or by 
the owner, by brush or spray gun. 


between 
same 


can 
Story and picture 


Carhide Plastics 
Carbide 


ick nou le dame ni 
Union 
of Unior 


supplied hy 
(‘o.. DD mesion 


Corp. 


higher on the gal 
vanic scale is co! 
roded away 
through electrol 
Since 


the 


YSIS. steel! 
top 


it 


Lf 


Is neal 
of the 
corrodes in 
tact 
metals. 


scale, 
con 
with many 
For in 
stance, a bronze 
propeller can set 
up an electrolytic 
system with a 
steel hull. Being 
lower on the gal 
vanice scaie, the 
propeller is) un 
affected, but the 
steel is gradually 
eaten away. 
Special zine 
paints offe: 
protection 
applied to 
hull be 
zine 
steel 


rich 
some 
when 
the 
cause 
higher than 
the galvani 
For 
boat 
limited 
fa- 
cilities bud 
get consideration, 
these methods im 
conside! 


steel 


is 


on 
scale. pleas 
ure 
with 


maintenance 


owners 


and 


pose a 
able burden. 
N ow a 


new 


Case History reports that 
prove MOGUL M-55 can 


save you money... $ 


woot 


Products Company 


Standard Building 
Cleveland 13, Ohio 
. Write for literature 


and actual case bistory reports 
on results. 
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NEW MOGUL M-55 liquid treat- 
eee ment for water wash paint 
spray booths is SAFE to use, will not harm 
personnel. Provides an excellent paint 
blanket . . . protects equipment and keeps 
your water circulation system at top operat- 
ing efficiency. A 60 day trial offer will 
prove MOGUL M-55 results in your 
own operations. 
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Advantages of Water 
Wash Spray Booths 


HY install and use water wash 
spray booths? Well, they offer 
many advantages over the dry booth. 
This is especially true where you are 
doing real production spray painting. 
The principle of the water wash 
booth is quite simple. A _ controlled 
flow of air through the booth carries 
the overspray into a curtain of water 
which flows down 
the back of the 
booth. This cur- 
tain of water car- 
the solid 
paint particles 
(overspray) into 
a tank at the bot- 
tom of the spray 
booth. Most of 
the paint parti- 
float on or 
near the surface 
of the treated 
water and become 
sludge. If the 
spray operation 
is quite large, 


ries 


cles 


that is if several 
booths are in ser- 
vice, the paint 
sludge from 


booths can be sal- 
vaged and re- 
proceesed into 
paint that can be 
used for “back 
coating” certain 
work, or as a sur- 
facer coat over a 
primer and before 
the finish 

are applied. 


coats 


Another advan- 
tage of the water 
wash booth over 
the dry boot h, 
regardless of how 
much or how lit- 
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tle spraying is done, is cleanliness. 
In the dry booth, the exhaust spreads 
overspray onto baffleplates (if baf- 
fles are used) or onto exhaust fan 
blades, and some of it out 
through the exhaust stack to be 
picked up by the wind and blown 
onto cars parked in the vicinity, or 
onto neighboring houses or buildings 

even on clothes hung out to dry in 
the neighbor’s yard. This sort of 
thing is very objectionable and can 


sends 





THERM-0-SPRAY 
PAINT HEATERS 


STANDARD 
PRODUCTION 
HEATER SPC-5 
Has no moving parts. 
Heats paint only while 
spraying. No overheat- 
ing. Simple-Durable- 
Economical. 

e 
LFK CUP HEATER 
Only cup heater UL 
approved for hazard- 
ous locations. Four 
wells permit continu- 
ous spraying. 

. 
IM-1 HEATER 
For high viscosity ma- 
terials. Large capacity. 
Sturdy construction. 

* 
Write for New Literature 


THERMOSPRAY 
COMPANY, INC. 


60 E. 42nd St., New York 17,N.Y. 


West Coast: SHARPE MFG. CO. 
1224 Wall St., Los Angeles, Calif. 














cause serious troubles as well as ex- 
pense. Accumulated paint on baffle 
plates or on fan blades is a fire haz- 
ard and it involves a continuous main- 
tenance expense. These conditions do 
not exist where water wash booths 
are used. 
For the successful operation of 
water wash spray booths, the water 
used in the tank must be treated 
with a chemical; otherwise the over- 
spray will “break through” the water 
curtain and will deposit on the back 
wall of the booth. Not only is it es- 
sential to use the correct material in 
treating the booth water, but it must 
be used in the correct strength of 
solution. Incorrect water treatment 
can “burn” the sludge, cause it to 
gum or to crumble or disintegrate. 
Correct water treatment is always 
advisable, whether or not the paint 
sludge is to be salvaged for re-use. 
S.Q. 


Want an Oil Finish For 
Your Furniture? 


OME short cuts in furniture fin- 

ishing generally pay off with trou- 
ble. But there are materials express- 
ly formulated to shorten both time 
and labor in producing certain types 
of finish. An example of this is an 
“oil” finish. There is an oil and resin 
material which is used to penetrate 
into the surface of the wood. This 
material dries completely through 
polymerization. 

Some natural oils have a tendency 
to become “gummy” under overly 
warm conditions, but this combination 
of oil and is non-printing; it 
is not greasy to the touch and will 
not gum up at high temperatures. 

Proper sanding of the wood sur- 
face, in preparation for the oil treat- 
ment, is a must. The better the sand- 
ing job, the better the finish will be. 
The wood can be stained with an oil 


resin 
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and filled if this seems desir- 
able. The combination oil and resin 
material is mixed with an oil paste 
filler and applied in the usual man- 
ner, padded in, wiped and cleaned. 

After overnight drying, an appli- 
cation of the oil and resin coating is 
flooded on the surface which should 
be kept wet with this coating ma- 
terial for 15 to 30 minutes in order 
to get a reasonably deep penetration 
into the wood. While the coated sur- 
face is still wet, it is scuff sanded 
with No. 400 wet-or-dry sandpaper, 
adding additional oil and resin for 
complete sanding lubrication. 

Following a light sanding, the sur- 
face should be wiped clean with a 
soft, lint-free cloth and allowed to 
air dry overnight. Next morning the 
surface is wiped with a cloth damp- 
ened with the oil and resin combina- 
tion; this is followed by wiping with 
a clean, dry cloth. Then the surface 
may be buffed with a lambswool disc. 
If a higher luster is desired, liquid 
carnauba wax may be applied and 
then buffed. 

If that close-to-the-wood, open grain 
effect is desired, the filling operation 
can be omitted, or the surface of the 
wood may be slush filled only. Good 
results have been obtained in some 
woods by omitting both stain and 
filler operations; the finisher simply 
applies the oil-resin combination on 
the natural wood after sap staining. 

P.BC. 


stain 


Rinshed-Mason Promotes Pitman 


Ralph L. Pitman has been promoted 
from Director of Research of the De- 
troit plant of Rinshed-Mason Co., Inc., 
to Technical Director of the corporation 
Rinshed-Mason makes a complete line of 
paints and chemical coatings for industry 

Pitman has been with R-M since 1946, 
and will now head research and develop- 
ment activities in Detroit, Anaheim, 
Calif., Windsor, Ontario, Canada, and the 
recently acquired Wolverine Finishes 
plants at Grand Rapids, Michigan, and 
Morganton, North Carolina 
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FASTER... CLEANER... MORE 
ECONOMICAL WHEN YOU PAINT 


WITH THE 


E beatrwatatic 
dooud Gua 


Gator Boat transport trailers are 
painted in less than half the time 
—with half the paint—with the new 
Ransburg Electrostatic Hand Gun. 


Fou 





veterso Mon. Inc., Jacksonville, Flor- 
ida and Ft. Wayne, Indiana, world’s larg- 
est manufacturer of boat trailers for the 
Marine Industry, switched from air hand 
spray to Ransburg No. 2 Process Electro- 
static Hand Gun at the Fort Wayne 
operation in the finishing of their big 
custom line boat trailers and their Gator 
line of Marine Trades Equipment. 

Paint saving with the Ransburg Hand 
Gun is estimated at 50 to 60% over the 
former method. Construction of their 
products (they use a lot of tubular steel) 
is ideal for Hand Gun application because 
of the “‘wrap-around”’ characteristic of 
Electro-Spray. 

Painting is done now in an open spray 
room where two water-wash booths stand 
idle. Not needed! Maintenance in the 
paint room has been reduced 75%, for 
where they used to have to clean up the 
room sometimes twice a week (mostly 
On Overtime) it now goes two or three 
weeks without cleanup. 


Call 


or write 


RANSBURG 





One of Peterson’s biggest products 
now painted electrostatically is a boat 
transport trailer, Model 807, built to haul 


six 16-ft. runabout boats. The trailers 
are over 3l-feet long; overall height is 
11’-2” and almost 8’ wide. With air 
spray, it used to take 8 hours, or more, 
to paint the big vehicles. Now, with 
Ransburg No. 2 Process Electrostatic 
Hand Gun, one operator does the job in 
only 3% hours. And, with half the paint! 


NO REASON WHY YOU CAN'T DOIT, TOO! 


Write for information and literature about this 
revolutionary, new painting tool. See how the 
Electrostatic Hand Gun can save time... 
paint... and cut costs in YOUR finishing de- 
partment. If your production justifies con- 
veyorized painting, it'll pay you to investigate 
Ransburg's automatic electrostatic spray 
painting equipment. Write for our No. 2 Proc- 
ess brochure which shows numerous ex- 
amples of modern production painting in both 
large and small plants. 


RANSBURG Electro-Coating Corp. 


Box-23122, Indianapolis 23, Indiana 


For more data, circle 183 on colored card. 


Se ptember, 1959 


69 








Appliance beauty for a brighter, cleaner washer 


G.E. gets practical good looks 
with DULUX® Enamel Finish 


This General Electric Filter-Flo* 
Washer has been designed and built 
for long, hard service. The practical 
beauty of this appliance is enhanced 
by the Du Pont “Dulux” finish—de- 
veloped specially for the job. 
Durability, serviceability and beau- 
ty are objectives of the product de- 
velopment that is a regular Du Pont 
service. From long experience with 
products as diverse as bicycles and 
bulldozers come applications to many 
more. In fact. of the more than 12,000 
‘Du Pont finish formulations serving 


industry today, a good share were 
custom-developed. 

And whether you now use flow- 
coating, roller coating, dip-tank fin- 
ishing, hand-spray or automatic sys- 
tems (including electrostatic), there 
is a Du Pont finish for your produc- 
tion needs and product specifications. 

Improvement of product and pro- 
duction is a Du Pont function. To 
draw on this experience yourself, sim- 
ply write: E. I. du Pont de Nemours 
& Co. (Inc.). Finishes Division, Wil- 
mington 98, Delaware. 


*Filter-Flo™ is a registered trademark of the General Electric Co 


Chip-Resistance Tester subjects finish to blows of steel plunger, 
activated by spring action. Adjustable for force of blow and angle of 
impact, tester demonstrates how finish formulations stand up in use. 


For more data, circle 


INDUSTRIAL FINISHING 

















<9 Eee ree 





Du Pont Industrial Finishes 


Chemically engineered to do the job better 


FOR BETTER LIVING... THROUGH CHEMISTRY 


BETTER THINGS F 
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A Look at the 
Merits of Plastisols 


* Plastisols have been used for in- 
dustrial finishes for a number of 
years. A good percentage of the vinyl 
resins sold for surface coatings are 
for plastisols or organisols. Plasti- 
which are 100% mate- 
rials, contain polymers of vinyl chlo- 
ride or copolymers in which vinyl 
chloride is the major component. 

They have a number of merits. 
They have the toughness, chemical 
resistance, and durability associated 
with vinyls. They do not contain 
volatile solvent—and an _ increasing 
number of users find that this is in- 
teresting and desirable, as fire hazard 
is reduced. Also, some say, 
“Why use solvent (which cost 
money) if you don’t have to?” 

The price of vinyl chloride 
used in the plastisol is approximately 
27 cents a pound. The exact price 
will vary with the grade of resin 
and the amount purchased. Dioctyl 
phthalate, one of the principal plas- 
ticizers used in plastisols, is approxi- 
mately 26 cents a pound. Both of 
these items are cheaper than they 
were a few years ago. Secondary 
plasticizers are even less expensive. 


sols, solids 


users 


does 


resin 


*® Guest Editorials 
an excellent editorial 


Many read- 
ers can write 
two or three paragraphs that present 
a timely suggestion or valuable idea 
which will stimulate thought on a live 
subject. The Editor 


editorials and pays for those used. 


welcomes guest 


In other words a plastisol gives the 
user inexpensive solids compared with 
many other coatings, yet the film is 
of high quality. The film does have 
to be baked—generally at tempera- 
tures of 325° to 400° F., but the bak- 
ing time is short. Once the plastisol 
has fused completely, no more heat 
is needed. 

The rigidity of the film can be 
varied by formulation. Various mon- 
omers can be added to increase hard- 
ness considerably. A primer is gen- 
erally necessary for use on _ steel. 
Such primers are available. Once the 
user is set up to apply plastisols, 
they will present no particular diffi- 
culty. They can be applied by dip- 
ping, spraying, brushing, roller coat- 
ing, knife spreading, or molding. 

With the merits plastisols have, it 
is not surprising that their use is 
increasing. As more users become 
acquainted with them their use will 
surely increase still further.—C. K. 


Rough Steel Surface 
Means Poor Gloss 


* Occasionally a manufacturer of 
industrial finishes will get a com- 
plaint that the gloss of one of his 
enamels is lower than it should be. 
One cause of such a complaint is that 
the user, for one reason or another, 
is using a rougher steel than former- 
ly. The roughness of the substrate 
will make a great difference in the 
gloss of an enamel. 
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Try spraying a gloss enamel over 
a rough casting or a rough piece of 
structural steel, over automotive type 


steel, over polished steel, and over 
glass. Notice the difference in the 
gloss. The finish with a very high 


gloss over polished steel can look like 
a semi-gloss finish over a _ rough 
surface. 

If you want high gloss you must 
use a steel of reasonable smoothness. 
If this is not possible the use of a 
primer or primer-surfacer may help. 
Higher film thickness, through the 
use of a high solids top coat or 
through the use of multiple coats of 
top coat, will also help. 

Most manufacturers do not bump 
into this problem of poor gloss be- 
cause of rough substrate, although a 
few will expect more from an enamel 
than it can do. The problem can oc- 
cur. One company that I know of 
received a shipment of steel and had 
a number of machines fabricated 
from it before they discovered that 
this particular steel had poor “hold- 
out.” In this particular case the 
problem was solved by using two 
coats of top coat instead of one. 

Not all such problems are solved 
so easily. The best procedure is to 
use a steel that is smooth enough for 
your purpose; then the problem will 


not arise.—George Grant. 


Tactful Salesman Spots 
Trouble; Saves Account 


* A certain plant had an odd 
spraying job which they assigned to 
a lady sprayer. Her job was to spray 
clear lacquer on some cylinders (6-in. 
in diameter by 4-ft. long) as they 
rotated while traveling past her by 
overhead conveyor. Because she sat 
on a stool all day long, doing nothing 
but spraying up and down, everyone 
considered it to be an easy task, per- 
fectly suited to female labor. 
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No one could explain why every 
woman assigned to it, either quit or 
developed a history of absenteeism. 
There was serious thought of reclas- 
sifying the job, giving it to higher- 
priced male sprayers. 

Another thing that puzzled man- 
agement was the excessive number of 
rejects on this work, all due to runs, 
sags or thin spots. Naturally, they 
suspected the lacquer [blame _ the 
paint, of course] and called in the 
salesman who furnished it. 

Now this salesman happened to be 
one of those observing individuals 
who believed in studying a problem 
from the ground up. Later that aft- 
ernoon he went down to talk to the 


lady presently spraying the cylin- 
ders; he wanted to find out if he 
could spot the trouble. 

First thing he noticed was that 


the material was being sprayed from 
a regulation size spray gun attached 
to a quart suction cup. When the cup 
was empty the girl simply snapped 
the hose off the empty cup and onto 
an alternate full cup which was kept 
at hand by a helper. 

The second thing that struck him 
was that the fan-shaped spray from 
the gun was in a vertical position. 
This forced the girl to tilt the gun 
and heavy cup in order to “fan 
spray” the upright cylinders. Evi- 
dently, the girl knew nothing about 
swiveling the spray head. He also no- 
ticed that the stool was too low and 
would not swivel; this made it neces- 
sary for the girl to twist around to 
follow the conveyor. As mentioned, 
it was late afternoon and the tired 
girl was making many errors. 

Armed with these facts, the sales- 
man would have been justified in 
rushing up to management and dis- 
claiming any responsibility. How- 
ever, he did no such thing. First, he 
called aside the foreman and accepted 
the blame, promising to correct the 
solvent. Then, he discreetly posi- 











tioned him behind the girl and sug- 
gested the following changes: 

1) A higher with a 
seat. 

2) A gravity material bucket above 
the booth. 

3) Lighter, more flexible hose. 

4) A small, light-weight spray 
gun. 

5) Canting the spray head so she 
would not have to turn it. 

Well, the foreman quickly took the 
hint. When the relieved girl showed 
appreciation for the new facilities, 
he took the credit for it. And when 
management noticed the improve- 
ment in quality and production, Mr. 
Foreman accepted credit for that too. 

The observing salesman? Well, he 
is quite satisfied with the continued 
growth of that account. It is his. 
C. G. 


stool swivel 


Quality Control 
is Needed By All 


Quality control is the watchdog of 
your product and the reputation of 
your company. No plant is so small 
or production .so insignificant that 
they can afford to be without it. 

In your plant you may call it by 
some other name for quality control 
is many sided. To the manufacturer 
it means a narrow groove which per- 
mits no deviation. To the customer 
it means confidence and the assurance 
that the product he buys will be satis- 
factory, and it is upon this that the 
reputation of the company is built. 

Quality control in the plant has 
three functions. First it establishes 
certain standards for the product. It 
establishes standards for all supplies, 
materials and parts used in the prod- 
uct. It controls inspection. 

Raw materials may vary somewhat, 
but not nearly as much as manufac- 
tured supplies and component parts 
purchased from others. These sup- 


plies and parts are made from raw 
materials, therefore are subject to 
certain variations, and they are pro- 
duced by ordinary human beings 
which subjects them to further and 
perhaps far greater variation. 
Unless these supplies and parts 
are carefully checked and tested to 
determine if they conform to pre- 
established standards, the quality and 
uniformity of the finished product 
may be seriously reduced. Obviously 
if the supplies and parts are pur- 
chased from reputable manufacturers 
the chances of deviation in quality 
are materially reduced for these man- 
ufacturers also have quality control. 
P. C. Bardin. 


Get Specialties 
From A Specialist 


* If you want an industrial finish 
of a special type or made of a special 
material, get it from a paint company 
that has experience with such a fin- 
ish. Suppose, for example, you find 
you need a heat resistant finish. There 
are paint companies that have had 
considerable experience in this field. 
They have formulated finishes of var- 
ious colors for various substrates and 
temperature ranges, tested them, and 
have observed results in the field. 
Such a company can surely give you 
what you want and need. 

Suppose you tried to get the heat- 
resistant finish from a paint com- 
pany whose chemist and technicians 
are unfamiliar or only slightly fam- 
iliar with that type of finish. The 
company representative might tell you 
that they are not in that field. On 
the other hand, if the volume hap- 
pened to be especially promising the 
company might try to develop a fin- 
ish for you. Their formulation would 
likely be based on theoretical consid- 
erations, recommendations from raw 
material manufacturers, and on their 
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and what it can do for your company 


R. & W. Wiley Co., Buffalo, N. Y. manufactures a complete line of 
fluorescent and incandescent lighting fixtures. By utilizing Nordson 
Airless* Spray Painting in applying a white baking enamel to their 
products they have been able to achieve the following cost cutting 
advantages: 


At least a 25% paint savings 

Improved product protection and appearance 
Lowered exhaust requirements 

Decreased booth maintenance 

Reduced health and fire hazards 

Estimated 30% labor savings 


NORDSON CORPORATION 


FORMERLY BEDE PRODUCTS CORPORATION 
THE BEST IN SPRAY COATING EQUIPMENT 


AMHERST, OHIO YUKON 86-4473 
In Canada: 864 Pape Ave., Toronto, Ontario 
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It would be un- 
as good a 


own limited tests. 
likely that you would get 
finish or as prompt 
would obtain from the paint company 
that is already experienced in devel- 
oping, manufacturing and marketing 
heat finishes. 

Take 
you need a 
These types of coatings are quite dif 
ferent from the ordinary type of coat- 
problems that 
with most finishes. 
likely be happie. 
firm that is ex 


Service as you 


resistant 


anothe Suppose 


example. 


plastisol or organisol. 


ing and can present 
are not found 
Again, you would 
in dealing 
perienced in that line. 

It is 
pany will buy or try to buy a special 
ized industrial finish from the “wrong” 
company. Just paint 
nearby geographically, 


with a 


how often a com 


surprising 


paint becouse a 
company is 
has low prices, or has sold you satis 
types—this 
good 


factory finishes of othe 
mean that they are a 
type of industrial 
Most specialties in- 
volve that can be discov 
ered only through research work and 
some “trial and 

If you having 
the specialty finish you need, make in 
quiries and investigate. You may 
find that a different paint supplier can 
what you want. What 
It can be worth 
perform 


does not 
source for every 
coating material. 
problems 

erro! oe xperirence., 


trouble getting 


are 


give you just 
if it does cost 
it in giving you trouble-fre« 


more? 


ance. George Grant 


Salesmen, Values Can 
Make or Ruin You 


y continuing relationship must 
be bilaterally fruitful—that is, profit- 
able to both sides. This is a funda- 
mental axiom which applies to both 
and affairs. ... As 
a salesman you have two chief con- 
tacts—with your customer and with 
your employer. It is not too difficult 


Eve ry 


business social 


to get a job selling paint—and on at- 
tractive terms—but always keep in 
mind that whenever money is re- 
ceived there must be a fairly equal 
exchange of values, either in goods 
A commission or salary, 
ten thou- 
effort 


or service. 
whether it 
sand dollars, 
and it must produce 

Let’s consider the customer: You 
are taking his money and you are 
delivering something in exchange. 
This exchange must be fairly equal, 
if you expect to continue selling him. 
The “fast buck” is for the opportun- 
ist; it is often a temptation, but do 
not sell your birthricht for a mess of 
pottage. Keep in mind those future 
orders. Nearly always the first order 
is the time one; it may 
not be profitable. only way an 
profit 


ord rs. 


is ten dollars or 
for some 
results. 


calls 


consuming 
The 

can be 
Fortunately fo: 


adequate made is on 
the repeat 
the finishes salesman, his is an ex- 
pendable commodity. The 
phase is there; cash in on it by mak 
ing the relationship mutually advan- 
tageous., 


repeat 


Keep on Getting 
Repeat Business 


is a repeat busi 
phase of 


The paint business 
this 


because no 


Insure repeat 


business, 


ness. 
your sales ac- 
tivity can 
The first 
get; it is the costly one. 
the repeats by making the 
attractive and profitable to the 
customer as well as to your company 


exist on new orders alone 
is the hard 


Cash in on 


orde} order to 
initial 


orde. 


and to yourself. 


The supervisor’s rating among his 
people is affected by the way he keeps 
should not make 


his promises. He 
unless he intends 


pleasant promises 
to keep them. 
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IF YOU CLEAN, PLATE OR PROCESS METAL 
IF YOU PAINT OR STRIP PAINT 
if you clean anything... 


YOU CAN DEPEND ON THE 


BEST PRODUCTS AND THE 
BEST TECHNICAL SERVICE 


from 


Chemicals 





LEADERS IN SPECIALIZED PROCESSING AND MAINTENANCE 
CLEANING COMPOUNDS FOR THE FINISHING FIELD 


THE DuBOIS CO., INC., CINCINNATI 3, OHIO 


PLANTS AT: CINCINNATI + LOS ANGELES + DALLAS + E. RUTHERFORD, N. J. 
CALL THE DuBOIS MAN NEAR YOU LISTED IN THE YELLOW PAGES UNDER “CLEANING COMPOUNDS” 
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, LETTERS from READERS 








That Dip Coat Setup Was 
By J. O. Ross Engineering 


Referring to my Dip Coating a1 
ticle, as published in June 
pages 20-26, I mistaken 
in my published answer to Pyroxylin 
Products, Inc., in July issue, page 85, 
I stated that I believed General Elec 
tric Co. engineers worked with George 
Kech Sons, Inc., in designing the dip 
coating equipment illustrated in June 
issue, page 21. Now I learn that the 
conveyorized dip coating equipment, 
which works so well in the General 
Electric Co. plant and which is pa) 
tially shown in June issue, page 21, 
was engineered and designed by J. O. 
Ross Engineering, Division of Mid 
land-Ross Corp., 730 Third Ave., New 
York 17, N. Y. In fact the Ross En 
gineering name visible and 
easily recognized on the side of the 
equipment. I am very sorry about 
the error and have advised all in- 
quirers accordingly.—P. C. Bardin, 
Associate Editor. 


issue, 


was when, 


plate is 


Lacquer Sticks; Where? 


One of our customers has asked us 
manufacturer of 
sticks. I have these 
sticks and they are used somewhat 
like a crayon for painting small 
etched or stamped numbers or letters 
on metals—and probably they have 
many other uses. 

A company in Chicago shipped 
some of these sticks to their local 
branch office, but the sticks do not 
identify who the manufacturer is. 


to locate a lacquel 


seen lacquer 


78 


We would appreciate your assist- 
locating a source of supply 
these sticks and, if 
the manufacturer send us 


H.L. W. 


ance in 
for us on 
sible, have 
samples in white. 


pos- 


In a letter we are giving you names 
firms that 
can supply sticks. We are 
not sure which concerns actually man- 
ufacture the sticks.—Editor. 


and addresses of several 


lacque) 


Contour Spray Painting 
We have read Mr. P. C. Bardin’s 


article, “Contou Painting” in 
the Novembe your 
magazine. As we interesting 
for our ask here- 
with for your permission to reprint 
it in “Farg och Fernissa” (Paint & 
Varnish), and to borrow the photos. 
F. & F., Stockholm, Sweden. 


Spray 
1958 issue of 
find it 


readers, we will 


Yes, we permission to re- 
print the sending 
you the photographs from which cuts 
illustrate it. All we 
ask is that you print a credit line to 
the effect that it is “Reprinted from 
Industrial Finishing Magazine, In 
dianapolis 4, Indiana, U.S. A.”—Ed. 


give you 
article and we are 


were made to 


Simulated Brushed Brass 


Will you please pass our name on 
Chemical & Coating 
Corp., whose letter appears in Aug. 
page Also, forward to us 
a list of names, as provided F. W. Co., 


to Processed 
Qo? 


issue, 
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@ Speeds production mini- 
mizes housekeeping in- 
creases safety eliminates 
waste saves up to 40°: of 
material! 
® Puts paint only where you 
want it! Atomizes paint by 
high pump pressure— without 
use of heat, without atomizing 
air! 
® Virtually eliminates over- 
spray and bounceback re- 
duces need for air equipment 
and air consumption. Operates 
at 24 to 1 ratio! 
® Cuts exhaust requirements 
eliminates fire hazards 
makes cleanup easier! 







—>NEW ALEMITE 


Hy 


rast 
Pump 


cuts paint costs 
up to 40%! 


Complete Hydrastat 
portable spray unit 


LI 'STEWART- WARNER 


CORPORATION 


Dept. AE-99, 1850 Diversey Parkway, Chicago 14, Illinois 
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Write for new illustrated literature! 

















mentioned in that same letter. We are 
interested in the simulated 
spray -on finishes. 


Same 
brushed brass 
&. &. Ce. 

Editor . 


Information supplied. 

















You've let yourself become sunburned and 
you're peeling, Miss Twilp!" 


Metal Crack Filler 


send the names of suppliers 
Filler, as mentioned 


P.C. Mfg. 


Please 
of Metal Crack 
in August page 92. 


Issue, 


Information supplied.—Editor. 


Epoxy Coatings 

this magazine an 
related to 

usage. Would 

copy of this 

magazine? 


In June issue of 


article appeared which 
Epoxy 


you pleas 


Resins and thei: 
send me a 
article o a copy of the 
The which I had has 
lost and I am eager to read 
ticle. Vv. Paper Corp. 


become 
this ar 


copy 


sheets of the article are be- 
Editor. 


leat 
ing sent to you. 


80 


Tumble Finishing 


In July issue, on page 80, a “C.C. 
E.,” requested information on lac 
quers to be applied by the tumbling 
process. We would appreciate it if 
you would send us the same informa 
tion on paint suppliers that you gave 
T. Mfg. Co. 


him. 


mate 
Ww ood 


decorative 
small 
recommend 


We manufacture 
rials in which we use 
parts. Would you please 
sources of supply or manufacturers 
of tumbling equipment to finish small 


DD. 


wood parts? 


Information supplied. 


Airless Spray Gun 


Recently in some of the 
word of a 


trade pub- 
new type 
which employs 
paddle 
centrifugally 
to ob 


lications I saw 
spray 
rotating 


of airless gun 
a rapidly 
wheel to vaporize and 
throw the finish. We are 
a source of information and pos 
an opportunity to try such 


dise or 


eage! 
tain 
sibly 
equipment, and would appreciate you 


assistance. . . .—S. S. (Luggage). 


you have in mind the 
2 Process Electrostatic 
Hand Gun which is full- 
page, 2-color advertisements in Feb., 
March and April issues of this mag 
Also, in this issue. Ransburg’s 
their advertise 


Editor. 


Perhaps 
Ransburg No. 
shown in 


azine. 
address 
in every 


appears in 


issue. 


ment 


Drying Ink on Bottles 
We are 


ture of low density 


considering the manufac 
polyethylene bot 
tles of 4-oz. capacity. These will be 
produced at the rate of 24 to 30 pe) 


minute. We will decorate them eithe: 
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Quality 
Ginishes 


FOR THE 
PLATING INDUSTRY 





Actual Unretouched Photo 


QUALITY THAT SPEAKS FOR ITSELF—The upper half of the above silver plate 
was finished with Nikolas 2105 Clear Lacquer; the lower half with competitive recom- 
mended clear silver lacquer. A rubber band was placed over the two finishes and in 
two weeks the free sulphur had penetrated the competitive material with the above 
results. 







The same results can be expected when testing No. 2105 Clear Lacquer for 
Hardness, Mar-resistance and Discoloration from direct sunlight. 







The finest plated goods are protected by Nikolas Clear Finishes. 


Eye Appeal Sells Your Product! 


Why jeopardize your reputation with 
inferior finishes when the finest 
cost no more? 
FOR INFORMATION, SAMPLES AND RECOMMENDATIONS 
WRITE — WIRE — OR CALL 


G. J. NIKOLAS & CO., INC. 


BELLWOOD, ILL. @ 33 GRAND ST., BROOKLYN 11, N. Y. 














2850 WASHINGTON BLYD., 
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by direct printing from _ rubber 
plates, or by the silk screen method. 
We wish to automate the entire line 
from the bottle blowing through the 
printing and the ink drying. Can you 
refer us to manufacturers of this 
type of drying equipment?—A. E.Co. 


In a letter we are suggesting a 
number of that are quali- 
fied to design and install such a dry 
ing setup.—Editor. 


concerns 

















"You ought to be nearly finished painting 
your house by now, Alex!? 


Clean-Cut Stripes 


We would like for you to send Day 


strom Instrument, Att’n. Technical 
Library, Archbald, Pa., one reprint 
or tear sheet of the article, “Three 


Ways to Put on Clean-Cut Stripes,” 
which appeared in May 1958 issue of 


Industrial Finishing, pages 42 and 43. 


DID. 


Tear of the 


ing sent, as requested. 


article are be 
Editor. 


sheets 
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Want That Cartoon 


Our firm is the largest manufac- 
turer of mannequins in the country 
and quite naturally all of us here had 
quite a chuckle the cartoon on 
page 30 of August issue of /ndustrial 


over 


Finishing. 

great favor 
if you would advise me how we could 
original of this sketch or, if 
this is not possible, a full size repro- 
that we could display it 
throughout our plant. We would also 
like permission to reproduce it, with 
Fixture. 


I would consider it a 


get the 


duction so 


prope credits. { merican 


We are 
and giving you 
copies of it if you 


original 
make 


SO oul 


you the 
permission to 
wish 

Editor. 


sending 


just 


name stays on it. 


Dip Coating Article 
We are inte the a1 
ticle on Dip Coating in June issue of 
this magazine. Please where 
this installation is located, as we 
would like to look it We antici 
pate using red enamel, one-coat dip 


BE. W. Co., Div’n of Fire- 


much rested in 
advise 


over. 


process. 
hone, 
The dip coating 


scribed o © e IS 


equipment de 
installed in the 
department of 


room 


air conditioner Gen 


eral Electric Co., Appliance & Tele- 
vision Receiver Div’n., Appliance 
Park, Louisville, Ky.—Editor. 


Wood Graining 


1959 Questions and 
there is a reference 
article on “Production Wood 
Frederick Simmons in 
Industrial Fin- 


In the January 
Answers column, 
to an 
Graining” by 


October 1958 issue of 
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What the customer sees is the finish! 
The best reason to choose 
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O’B-R 


INDUSTRIAL FINISHES 


Whatever your product—its sale is 
helped by the good looks that begin with 
fine finishes. And the durability of those 
finishes helps bring the same buyer back. 
O’Brien Industrial Finishes have been 
use-proved on hundreds of products— 
wood and metal. 

The attractiveness of O’Brien colors 


THE O'BRIEN CORPORATION South Bend 21, Ind. - 


Baltimore ° 


and finishes will give your products the 
greatest possible eye-appeal ... plus the 
durability that comes from top quality. 
And investigation will show you O’Brien 
Industrial Finishes will give you faster 
and easier application, at appreciably 
lower overall cost. It pays to consult 
O’Brien on any kind of product finishing. 


Oklahoma City + Son Francisco + Los Angeles 
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ishing. We would like to obtain a 

copy of the magazine. Our interest 

in furniture finishes lies in what the 

finish will do for the retail customer. 
The University of Teras. 


Please make arrangements to send 
us a reprint of the article, “Cost of 
Graining,” appearing in your Janu- 
ary 1959 issue, as well as the article, 
“Production Wood Graining,” in the 


October 1958 issue.—IJnterchem. 


Copies sent.—Editor. 
Steinemann Coating Machine 


As we 
about the 


article 
Ma- 


understand it, an 
“Steinemann Coating 
chine” appeared in your June issue 
and since we are interested in that 
type of equipment we would like very 
much to receive a copy of the issue 
containing the article—F. Mfg. Co. 


The article you have in mind ap- 
peared in Sept. 1958 issue. We hap- 
pen to have some reprints of this and 
are sending you one.—Editor. 


Skylight Coating 

Will you please give us the name 
and address of a manufacturer of a 
product that can be applied to reduce 
glare and heat on fiberglass plastic 
panels? 

We have about 8100-sq.ft. of green 
smooth Skylite, 2-oz. fiberglass mate- 


rial 1/16-in. thick, .55-lbs. per square 
foot panels in our factory skylights; 
it has lost so much color that it has 
become unbearable to work under. 


B.H. 


In a letter we are giving you names 
and addresses of suppliers of “no- 
glare” coatings developed for use on 


84 


window glass. We assume that some, 
if not all, of these coating materials 
could be used successfully on fiber- 


glass. The trade names include Sun- 
screen, Sunshade, NoGlare, Thruvu, 
Novu, Luminall, Infracote, etc.—Ed. 


Hand Grain Rollers 


On page 72 of June 1959 issue, you 
mentioned that you were providing 
the K. Mfg. Co. with a list of names 
and addresses of several manufactur- 
ers of hand grain rollers. We would 
appreciate it if you would send us a 
copy of this list—W. P. Co., Naha, 
Okinawa, Ryukyu Islands. 


Editor. 


List sent. 


Stains; Wood Finishing 


Several of the staff members in our 
section of painting and finishing 
would like copies of the article, 
“Stains and Their Use in Wood Fin- 
ishing,” by Chas. R. Brown, which 
appeared on pages 43 to 54 of July 
1959 issue of Industrial Finishing. 
Do you have reprints of this article? 


In July 1959 issue, on pages 46 and 
i7, there appeared a very interesting 
article entitled, ““Non-Grain Raising 
Stains, Bright and Transparent.” 

Our Wood Finishing Dept. has 
shown great interest in this type of 
stains. We would appreciate any ad- 
ditional information, and a listing of 
manufacturers or distributors who 
sell this product.—Metalcraft Corp. 


To inquiry No. 1, reprints of the 
article are being made and will be 
available soon. 

To inquiry No. 2, we are giving 
you (by letter) the names and ad- 
dresses of several suppliers of NGR 


stains.—Editor. 
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Are any of your suppliers tough to get along with 

. just won't change their way of doing things? 
Spruance makes it a practice to “bend over back- 
wards’ to meet its customers’ toughest requirements. 
No job is too rush! No quantity too small! No prob- 
lem too big! You name it, and we'll go out of our 
way to help you. For over half a century this has 
been the Spruance way of doing business. And it has 
paid off in literally thousands of good friends in the 
finishing industry. Want to put us to the test? Send 
us your next order . . . or at the very least, write 


for more complete information on Spruance Finishes. 


THE GILBERT SPRUANCE CO. MS Le, 
jine finishes 


Philadelphia 34, Pa. » Winston-Salem, N.C. 
Wood Finish Originals + Metal Finishes « Maintenance Paint Products 
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Infrared Baking Heat 


One of our better industrial 
tomers is contemplating the use of a 
conveyorized bank of infrared lamps 
to force dry automotive synthetic 
enamels. 

Could you give us names of firms 
who might be assist in the 
fabrication of a set-up to 
meet our customer’s needs?—L. W. H. 


cus- 


able to 
custom 


Information supplied by letter.—Ed. 
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"Oh, there you are Boss! I've been looking 
for you * 


Waterproof Color Coat 
For Bright Metal 


For 35 years we have used a cer- 


tain lacquer in priming our blades 
(fishing lures), then striping them. 
It seems that the manufacturer has 
changed the formula of the lacquer 
we have been using, and now we are 
having considerable trouble. Com- 
plaints from the trade tell us that 
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when these spinner blades are im- 
mersed in water and especially the 
nickel, the priming coat is loosened, 
and all of the striping and lacquer 
come off. 

We would like to ask if you could 
suggest any company that manufac- 
tures a lacquer that will adhere to 
nickel, and when im- 
mersed in water; also, that will pre- 
vent the blades from tarnishing in 
due course of time? 

We have tested some of our com- 
petitors’ blades and they do not have 
this trouble, so we know definitely 
there are some companies making a 
primer that will not come off.—T.A.T. 


brass copper 


In a letter we are giving you the 
names and addresses of several con- 
cerns, any one of which can probably 
supply a coating that will be satis- 
factory for your requirements.—Ed. 


Hand Graining Tools 


In the “Letters from Readers,” col- 
umns we have noticed inquiries for 
hand graining tools. We would like 
to call to your attention that we have 
tools of this kind, as shown on page 8 
of our new catalog. 

Probably you are aware that the 
graining “roller” is not a roller in 
the sense that one would roll it over 
a surface. If this were done a series 
of target-like marks would be the 
result. Instead the “roller” is held in 
the fingers and pressed down upon 
the surface, and rocked back and 
forth, and also twisted as it is pulled 
through the graining compound. With 
this procedure the corrugations cut in 
and out of the graining compound 
and produce the grained effect. 
of our other tools, 
catalog, 


Possibly some 
which are shown in the 
would be of interest also. 
Warner Mfg. Co., Minneapolis. 
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Dorret BARCOLOID 


ONE COAT HAMMER 





AN IDEAL FINISH ESPECIALLY RECOMMENDED FOR COVERING 
ROUGH METAL WITH ONE EASILY APPLIED COAT. 


BARCOLOID is being widely used by manufacturers of METAL 
BURIAL CASKETS because of the tremendous saving in time and 
labor it permits. The deep texture and pattern consistency of 
BARCOLOID assures a finish beyond reproach. 


BARCOLOID TYPE “A” air dries tack free in 30 minutes; is dry for 
packing overnight. 


BARCOLOID is available in 25 COLORS, well suited for finishing 
a wide variety of metal products. 


WRITE FOR FULL INFORMA- 


TION, DATA SHEET and BARRETT VARNISH is justly proud 
COLOR SAMPLES. =f of their reputation for 
= FAST SERVICE 
Penile second to none in the industry. 





1532 S. 50th COURT CICERO 50, ILLINOIS 


a complele tine of dependable industuial finishes since 1870 
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The Heat Curing of Finishes ei age for _ commer- 
cial coating. For example, it is com- 
Must Be Checked mon to see “Bake 30 minutes at 275 
HEREVER PAINTS, lacquers or F. or 15 minutes at 300° F.” type in- 
baked enamels are applied in the structions on every baking enamel. 
finishing industry the question of heat This sets definite standards which can 
is important in connection with the be followed merely by setting a therm- 
curing or polymerization required to ostat control on the baking oven in 
produce an integrated, impervious conjunction with an automatic timing 
protective film. device of some sort. 
In discussing bake finishes there Air dry or room temperature cures 
are usually definite time and heat are not so clearly defined. What is 
- air dry? What is 
i room tempera- 
GRIPALLOY —**? |": 
| many tests in the 
primer government test- 
ing specification 
and enamel] TT-P-1416 are set 
for 77°F., most 
chemists in the 
laboratory would 
probably agree 
that room tem- 
perature is there- 
fore 77°F. 





The important 
point may well be 
what the finisher 
himself will con- 
sider room temp- 
erature. Even if 
all finishers 
agreed to 70°F., 
as the standard 
room tempera- 
ture, the varia- 
tion from plant to 
plant is such that 
Fahrenheit read- 

j ings may well 

. A Corresion Resisting, Metel Etching Coating, range between 
designed es a primer .. May also be used as 10° in the morn- 
@ top coat . . Available in all colors ° . , : 
Tight adhesion to 25 different metals . . 6 ing to 80° at clos- 
acture! for aren Alleys, Aluminum and Non- ing time. Few if 
ferreus metals . . « Ale dries in 5 minutes for as anger Tm 
mest topcoats. any finishers give 
any particular 

thought to the ac- 

FINISHING PRODUCTS CO. tual temperature 


Mowers S, Now Jersey and its effect on 


L s—E Is — Synthetics — Vinyls the drying or cur- 


—’ 
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ing rate of the air-dry 
enamels being used. 

It is known by finishers that 
a 20° F. variation in a baking oven 
will result in vary degrees of coating 


most 


polymerization. On the other hand a 
20° variation in room temperature 
from 50° to 70° is taken as normal 
and its effect on the drying of finish- 
es is usually ignored. At 300° F. a 
20° variation will amount to roughly 
6% but a 20° variation at 70° can 
amount to nearly 30%. 

This temperature difference may 


be dramatically apparent with Epoxy 


coatings which recently occurred in 
two different finishing installations. 
joth used the same coating and cat- 
alyst from the same paint manufac- 
turer. One bragged that he had a 


pot life (after mixing Epoxy and Cat- 
alyst) of four days. The other claimed 


How- 


he was lucky to get four hours. 


ever, the latte was getting a 


lacquers or 


com- 


24 
rigors 


which 


of hy- 


pletely cured film in hours 
could withstand the 
draulic fluids for 30 days. The fin- 
isher with the extended pot life, on 
the other hand, could not obtain any 
chemical in a week of air 
dry curing. Quite obviously the fault 
was not in the coating itself. The 
finishes salesman noted that the room 


resistance 


temperature in one plant in the win- 
ter above 55 F. 
the 


pot life and rapid cure the tempera 


Season never 


rose 


whereas in the plant with short 


ture was always in the neighborhood 


of 70°F. Thus in this instance con- 
siderable hardship was caused by a 
difference in temperature. 

Epoxy resin coatings or for that 
matter any industrial finish with o1 
without a catalyst which depends on 
any chemical reactions such as cross 
linking or oxidation, must be bene- 


fitted by an increase in temperature. 


THESE AND OTHER COATINGS 


Bota t. 


oe ae 
epee 


Flecto 
Cold sigue 


COMPLETE DATA AND TESTING SAMPLE AVAILABLE 


NON-FLAMMABLE 
NO HEAT 


NO CURRENT 


ame KR2-P= 





WILL STRIP IN MINUTES —— 


WELZEY, (BIS 
% 


2 


. 
= 


are” 
oo 


wa 


—_ 


GRATIS, 


ALLIED FINISHING SPECIALTIES CO. 


. 


2641 W. GRAND AVENUE 


CHICAGO 12, ILLINOIS 


PHONE: AR 6-2222 
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To Clean Hard Plastic 
For Imprinting 

We are 

pens and for some 

confronted with the 

ing the pen 


ball-point 
have 
problem of clean 
that there are 
mold 


imprinters of 
time been 
barrel so 
no fingermarks, oil o1 release 
on same. 

We are 


machine to ¢ 


looking for an automatic 


lean or wipe the plastic 


only. These pens are being 


ted and printed complete. 


ba el 
deco} il 

We are 
point 


ball 


and 


sending some 


fo. youl 


you 
pens inspection, 


would appreciate hearing from you at 
your earliest this 
problem is one of our biggest bottle- 


necks.—P. C. Co. 


convenience as 


could use tumbling 
think you might en 
with some of the 
of the cleaning 
liquid. Besides, I that there 
is a time when the must be 
lined up for imprinting, and the best 
that before clean- 


Possibly you 
barrels, but I 
counter trouble 
pens trapping some 
suspect 
pens 
time fo. would be 
ing. 

It seems to me, the best and fastest 
cleaning of your pen barrels could be 
done with a centrifugal machine. The 
loaded in the baskets 
with their ends downward. The 
baskets almost completely 
filled, allowing only enough room for 
a slight shifting of the pens. 

You might need two machines or 
a specially-designed machine, be 
might be necessary to clean 
Two companies 


pe ns could be 
open 
would be 


cause it 
also to 


rinse. 


and 


letter we 
and ad- 


Ina 
names 


make these machines. 
giving you thei 
dresses. 


As fo) 


are 


the type of cleaning mate- 
rial that will safely do the job you 
need, I that you contact one 
of the cleaning compound manufac- 
turers who advertises every month in 
this : 


suggest 


magazine.—G. A.C. 


To Spray "Fleck" Colors 


know the names of 
spray that 
same time, o1 
5. o. Ce. 


Please let us 
manufacturers of guns 
spray two colors at the 


one color and “fleck.” 


Any one of the leading spray gun 
manufacturers can supply spray guns 
that will spray multicolor or speckled 
finishes. The color mix is in the single 
container of paint which you purchase 
from the paint manufacturer. 
perhaps 50 or more 
several of which ad- 


Any one of 
manufacturers, 
vertise in this magazine, can supply 
paint or enamel which, when sprayed 
(and sprayed from a special single- 
nozzle gun), will produce a multi- 
color or speckled coating. Some of 
the descriptive trade names are 
Color-Flek, Confetti, Plextone, Speck- 
L-Tone, Tweed, Multakolor, Multi- 
tex, Poly-Hue, Poly-Nam, Granitone, 
Spex Multi-Color. 

The secret of this type of material 
is a patented formulation wherein 
each color has a different kind of 
solvent which doesn’t mix with the 
others. [Continued on page 94] 
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Coating Specialists 


VINYL-TEX 

RUGGED LEATHER-LIKE 
VINYL COATING — 

FOR AUTO TRIM, 

OFFICE EQUIPMENT, 
VENDING MACHINES, ETC. 


TEX COAT 

ONE COAT 

MAR RESISTANT FINISH 
HIDES GRINDER MARKS 
SCRATCHES AND 
FLO-MARKS 


RX BAKING 
ENAMEL 


FAST-DRYING ALKYD-TYPE 
EXCELLENT MAR-RESISTANCE 
AND ADHESION 


METAL 
DECORATING 


SIZES—LACQUERS— 
VARNISHES 

AND PIGMENTED 
COATINGS FOR 
ROLLER COATING 


GORDON BARTELS CO. 
ROCKFORD, ILLINOIS 


VAPOR-COAT 
PRIMER AND TOP COAT 
FOR VACUUM METALIZING 
WOOD, PLASTIC 

OR METAL 


COIL 
COATING 


HI-SPEED 7 SECOND BAKE 
LUBRICATED FOR 
GOOD FORMING 
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Spray ng two different colors from 


a double ba rel spray rur won't 


speckled finish—not unless the 


that they 


you a 
colors are formulated 
together.” 

nozzle spray 
for a different pul 


will not “run 

Double guns are avail 
pose. It 
the operator to spray a 
al from one nozzle and 
la “drier’’) 

nozzle, so the 
suitable proportion at 
the discharge ends of the spray 
This a saves mix 


catalyst nto the 


ontainer, ane 
from the othe 
riais mix in 


catalyst ( 
mate 


two 
nozzles. rangement 


material 


ne +} 
ing ne 
¢ 


before 


You 


“short 


expression, 

that 
(fast 
before 
must be 


This means 

al and catalyst 

mixed togethe 
the mixture 

will become 


mpntiv o} t 


St J. Mm. t- 


Sprayed Stains Show 
Cloudy Effect 
We are 


when 


diffi 
(non- 
Ou 


results are a 


conside} able 
NGR 
stains. 


having 
spraying the 
raising) type of 
that the 


culty 
grain 
problem is 
cloudy effect. 
Ou been 


various all 


men have experi- 


pressures 


spray 
menting with 
and various tips and nozzles, but have 
not been able to overcome this. 

We would any sugges- 
tions that you could give us. We are 
using DeVilbiss type MBS 
We would like to have 
fluid tip 
and also the ait 
G.Fixr.Co. 


appreciate 


pres ntly 
spray guns. 
your recommendations for 
and nozzle size pres 
sure recommended. 


You 


“cloudy “ 


that the 
effect is due to the NGR 
stain and I am as- 
suming that this is your trouble; how 
could it be due to the filler? I 
have no way of telling from this 


letter clea states 


you are using 


ever, 


94 


give 


mentioning the 
cover the 


point, but am merely 
possibility. I will try 
different 

If the 
are using, first try a weaker mixture 
You have to make even 
more with the gun to attain 
the depth of color. If the 
stain is too concentrated, a deposit of 
esult, and all of 
into the 
first ap- 


and 
bases. 
stain 


trouble is in the you 


may two 01 
passes 
desired 
colo. may the color 
will not be 
fibers. That 
proach. 
Next, what are you using for a re 
ducer? The safest is to use the 
reducer supplied by or recommended 
by the stain That 
would be made to give you the maxi 
etc. Are 


alcohol to re- 


absorbed wood 


would be my 


way 
manufacturer. 


mum solvency, correct dry, 
you denatured 
duce the stain? If you are, it 
that the water in the de- 
even the denaturant may 
the trouble. You could 
substitute methyl (wood al- 
cohol) which has 
it. However, please keep in mind that 
wood alcohol is rather toxic, and 
when using it, take due precautions. 
If it is after the filler coat that the 
“cloudiness” shows up, then check yout 
filler operation. Make certain that the 
filler is well and properly wiped and 
that the filler coat is completely dry. 
It may require an overnight drying. 
I point this out merely as an outside 
possibility, because you seem to be 
the trouble is in the stain. 
Your choice of spray 
okay, but hold the ain 
to 30-lbs., certainly 
To sum up; make weaker stain solu- 
tions, check your reducer, and if 
this does not cure the trouble, call in 
the finishes salesman enlist his 
aid. He is o1 
familiar with 
your plant, 
spot the trouble in 
Chas. R. 


using 
Is quite 
possible 
natured o 
be causing 
alcohol 


much less water in 


lieve 
guns 
pressure down 
not over 40-lbs. 


seems 


and 
should be completely 
all of the conditions in 
should be able to 
short order. 


and 


P a0 
Brown. 
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GIVE YOUR PRODUCTS THE BEAUTY THAT INSURES 


"Sales Preference" with HANDSOME 
TWO-COLOR 


Wood Grain Finishes 


— 























roleslolaie 


GRAINING MACHINES 


IN THE REACH OF MILLIONS 


TT 





It is so easy to give vour products true beauty that 
makes buvers turn for a second look—and then come 
back to buv' Handsome TWO-COLOR Wood Grains. 
as faithfully reproduced on the Hamant PROFITWIN 
Graining Machines, have all of the powerful “Sales 
Preterence of the actual woods, Production costs 
often are lower than for other less attractive finishes. 
Yet products w ith simultaneous TWO-COLOR grain- 
Ing alwavs have a distinctive “worth-more” look that 
insures Sales Preference, Make sure YOUR products 


have the benefit of “Sales Preference.” 


The HAMANT TOOL CO., Inc. 


502 Warren Street © BAldwin 4-4838 © Dayton 9, Ohio 
IN CANADA: Cooper & Horton, Ltd. ® Toronto, Ont, 
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No, Don't Add Lye To 
P. & V. Remover 


Will the 
ing problem: 

It is a 
ocal antique shops (L. L, 
add lye to the 


movel 


you help me with follow 
among the 


N. Y.) to 


varnish re 


common practice 


paint and 
when storing a piece of ful 
niture for Since their finish 
consists of 0% of shellac or lin 


i, t ‘oats are m 


seed o 
ed by the lye 
We are 


quer schedule 


custom finishers on a 
and I hesitate to 
(We ust 
How 


some 
faste 


} 


iy additive in the remove 


standard wax-base remover). 
alw iys looking fo) 
| finishes 


end 


case, and i 


adding ly¢ 
so, how 


f 
zed ?—S. R. 


lif.) finishers 
! seem t ; n furniture 
ab net \ } i a , the fol] yw 


asons: 

quickly 
(fiber) b 
ery irritating to the skin, 
irritating 


B ishes are eatel up, 


depillato \ ushes. 


clothing and has 


tends to darken the wood: as 
of fact, t 
of the 


sanding problem. 


actually destroys 
wood fibers, which adds 
inad- 

the 
more 


removers 
especially when 


so much 


Using lye i! seems 
visable 
Same worl al bh done 


othe ways. C 


irrently you 
containing wax, 
washing off the wax 
Have you tried any of the 
There 
They 
that wash 
afterward is not need- 
experience I have found 
should be 
The grain raising is at a 


easily in 
are using a 
and this calls fo 
afterward. 


removel 


removers? 
market. 
is claimed 


wax-free 
the 


and it 


late) are 


several on are 
effective 
ing the surface 
ed, but in my 
that 
done. 


subsequent washing 


mini- 


96 


mum; I have found them very satis- 
factory. As with the older type of 
conventional removers, it may be nec- 
essary to make two or even more ap- 
plications, but even a can do 
the job with these products. Read the 
label on these proprietary removers. 
C.R. Brown, 


novice 


two labora 
that it 


pro 


I have consulted 
both are 
rht prove to be a dangerous 
upon the 
the lye could cause 
Also it 
be extremely hard on the hands and 
could be danzerous to the eyes should 
it be splattered eithe: 
or removal. 
Perhans you 
with 


paint 


tories, and agreed 


Depending species 
of wood involved, 


the wood to blacken would 


in application 


\ experl- 
different type of 
In a letter we 


menting 
Stl Ipp 


naming seve! 


are 
al sources of supply for 

Try diffe: 
find one that 


and strippers. 


t+ you 


Bard Li 


Automatic Finishing 


In the July issue there is an article 
Do you know 
of any automatic finishing being used 
pieces of wood furniture like 
beds? If so, 
would you please let us have the name 
and address of the manufacturers of 
such equipment ?—J/. E. L. 


on Automatic Finishing. 


on large 


chests and 


dre ssers, 


The automatic 
scribed in July issue is intended fo1 
use on relatively small metal products 
checks, etc. 

automatic 

for 


finishing system de 


such as door knobs, doo} 
To date, we know of no 
finishing system 
furniture such as dressers, chests and 
beds—that is, in the bette 
requiring a quality finish. 
For, let us say, some of 
expensive furniture, 
tables, even 


designed wood 


grades 


the less 
such as 


chests, it is 


desks, 
possible to 
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STANDARD-TOCH & 
FINISHES... © 


are known by the company they keep 











For the 
past 50 years 
Standard-Toch 


finishes 









have beautified 






and protected 
the SINGER 


sewing machine. 












Fine Finishes Since 1848 
STANDARD-TOCH CHEMICALS, INC. 


2600 Richmond Terrace, Staten Island 3, N. Y. 2600 Federal Street, Chicago 16, Ill. 
Subsidiaries: Central Paint and Varnish Works, Inc., Brooklyn, N. Y. 
George C. Borthig Company, Inc., East Rutherford, N. J. 
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automatic finishing 
ally to printed 
Fo type 


rs espec 


this 


woods are use l, 


rum, poplar, ete 
ground-color coat 
coater and c: 
x through an in 
frared elec c oven, Sé iff sanded by 
portable machines, ther fed through 
¢ machine and 
line; and, by 
a second infra 
are ther 


of thes 


a wood 


type of 


has equipment 
In a letter I am 
whose 
Bardin, 


anufacturers 
r. ©, 
{ssocia 


Binks Exhibited at Track and 
Structure Show 


artment 


PPG Co. Has New Dep 


mr nt epart 


To Refinish Filled Oak 
Lighter in Color 


Is there a paint remover that will 
take the filler out of oak, so that I 
can apply a lighter filler for refinish- 
there a bleach that will 
dark filler in oak, so 

refinished ? 


ing? Or is 
bleach out the 
that it can be 
FO 


lighter? 


I don’t know of any bleach for dark 
filler in oak. To refinish dark oak 
light or blond finish, you 
following method: 


to a may 


use the 


Apply a wax free paint and varn 
ish remover to of the old 
finish. Then apply a second coat and 
scrub the surface of the plywood 
stiff You 
fine wire solid 

The 
as much fille: 
wood. 


: 
remove all 


scrubbing brush. 
brush on 
soften, 


as possible 


with a 
may use a 
wood parts. idea is to 
and remove 
from the pores of the 


Then and surface 
well with either alcohol or lacque) 
thinner. Allow this to dry thorough- 
ly. Then with about No. 6/0 
sandpaper, and repeat until the sur- 
white appearance. Blow 
off the dust and dirt and wipe su 
with a tack rag to remove all 
dust. Apply a thin wash 
using a thinned down white 
shellac. This should be very 
thin. Allow it to dry; then fill with 
a white filler, pad-in well, wipe off 
across the grain and finish wiping 
with the grain, but do not wipe hard 
enough to pull the filler out of the 
pores. Allow this filler to dry over- 
night before giving the surface the 
first coat of clear water white lacquer. 


wipe scrub the 


sand 
face has a 


face 
traces of 
coat, 


coat 


The success of this procedure will 
depend upon the time and _ effort 
spent on scrubbing and _= sanding. 
Care should be used in sanding ply- 
as to avoid cutting through 
B.P.C. 


wot vd SO 


the face veneer. 


INDUSTRIAL FINISHING 





Recognize and Remove 
Accident Makers 

VERYONE knew that 
almost blind. Every night when 

he started home, he took his tri-focals 
from the glove compartment and slip- 
ped them on, because he knew it 
would him his license to be 
caught driving without them. But, on 
his spraying job, he insisted that he 
Elmer 


Elmer was 


cost 


could see as good as anyone. 


for AUTOMATIC hydraulic spray coating and painting 


No. 22AUHSSTC 


with 
TUNGSTEN CARBIDE 


valve seat and needle 


STAINLESS STEEL 
body and cap 


TEFLON packings 








SSITICATTSS A» 


{ 








for dependable, trouble-free 
performance—operates auto- 


matically at any required cy- 
cling speed, controlled by air 
actuated shut-off valve 
or coatings atomized by hydrau 
lic pressure alone at pressures narrow 
from 400 to 2,000 psi. Complete 
choice of interchangeable ori 
fice tips in all spray patterns, 
capacities and materials. 
SPRAYING SYSTEMS CO. vent, to say noth- 
324 Randolph Street r 

FOR INFORMATION WRITE 

FOR BULLETIN 96 


little sensitive about his age. 
So far, his contributions to the cas- 
ualty list have consisted of only a 
few conks on the head from those 
bie cabinets swinging from the con- 
veyor, plus some trip-ups on hose and 
other obstacles. Give him time though; 
he’ll probably qualify for something 
big. 

Tony is 


was a 


feet five tall and 
He helps around the 
finishing department, mostly remov- 
ing hooks and 
fixtures from the 
conveyors and 
cleaning them. 
Nobody could Say 
that Tony is not 
a willing worker, 
but he has some 
dangerous handi- 
Since he 
can’t see his feet, 
he can 


five 
weighs 275-lbs. 


caps. 


never see 
the spot where he 
is placing them. 
He must hoist 
that tremendous 
bulk up onto 
and lad- 
ders to reach 
that oth- 
ers could man- 
age on their tip- 
And, being 
musclebound, 
things 


stools 


things 


toes. 


are always 
slipping from 
those huge hands. 
Fellow workers 
had some 


Paint 
have 
escapes, 
gets 
occa- 
with 


and sol- 


and Tony 
splashed 
sionally 
caustic 
Bellwood, Illinois ing of some nas- 
ty cuts from slip- 
sheets of 
[To 100] 


ping 


metal. 
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Daconite 


HUN 


VRPT ANID so TRYy) M7 TAN) Gv 
v “ 7] wr vi\* Cr) it j A 
VA Seyds 2 OU dbe5d5 ds 2 


Daconite 5600 saves time and 
money on production, makes your 
product sell faster! It is a ready-to- 
spray lacquer, (Alkyd fortified) rec- 
ommended for use over blond 
stains, light fillers, light natural 
woods, Masonite, metal. 

5600 has excellent cold check 
resistance. It produces a finish of 
exceptional paleness and color re- 
tention quality. Will not ring from 
alcohol, water or hot dishes. Highly 
resistant to scuffing, scratching. 

5600 has been fully tested. It 
has the.time and money saving 
features you demand for produc- 
tion line economy and superior 
finished results. 

Write on your letterhead for specifications 
sheet and testing samples. 


JAMES B. DAY 
& COMPANY 


1872 CLYBOURN AVE. CHICAGO 14, ILL 
fine production finishes for industry since 1906 
7 
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Elmer and Tony are examples of 
men who are heading for accidents 
for very obvious Elmer’s 
foreman could cure him with an ulti- 
matum, “Wear your glasses, or else.” 
Tony down on _ terra-firma, 
with plenty of room to maneuver. 

There are also other men who are 
always having mishaps, no matter 
where they are working. These men 
are accident prone for no apparent 
eason; things just happen to them. 
They present an even tougher prob- 
lem. 

The reluctance of a 
make an these 
quite understandable. As 
accidents are minor, most 
dismiss them without much delving 
ito the causes or trends. As long 
as no doctoring is required, they are 
ften not even reported to the office. 


a ; 
Ss 1S 


reasons. 


belongs 


foreman to 
things is 
long as 
foremen 


issue of 


a serious mistake. 
Minimizing the serious aspects of 
accidents is a disservice to the victim, 
to his fellow workers and to the or- 
ganization. The finishing room is 
fraught with enough dangers when 
staffed by alert keen men, without 
compounding the risks with “sleepers” 
and misfits. No foreman should feel 
lisinclined to remove a 
potential source of tragedy, or insist 
upon him changing his ways. But, 
for the love of Pete, do it before you 


have to take up a collection.—Mike. 


transfer or 


Robertson Heads New Div'n. of 
Strathmore Products, Inc. 


R. J. S. Robertson is now manager of 
the new Industrial Maintenance Division 
of Strathmore Products, Ine The com 
pany has manufactured and sold protec- 
tive maintenan paint for many years 
This Le W department will emphasize 
iles development ind engineering so 
that the service will equal that of indus 
trial production items 

Mr. Robertson has had wide experience 
in sales, engineering and application of 
maintenance protective coatings He is 
t member of the National Association of 
Corrosion Engineers 
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Chemists’ Objection to == !ate certain special coatings. How- 


ever, if the sample doesn’t get the 


Certain Salesmen expected acceptance, the salesman is 


N any organization manufacturing back immediately to chastise the 

industrial finishes there must al chemist for lack of know-how. 
ways be some contact between sales- In this same category is the im- 
men who are in the field and the’ portant salesman with a little more 
chemists who are in the development knowledge who insists that every 
and control laboratories. As a result, product designed by the laboratory 
many salesmen exhibit certain char- be subjected to countless rigorous 
acteristics which some technicians’ tests. Then this individual will pull 
resent. an obviously inferior formula from 


Foremost among 
the traits listed 
by chemists as 
objectionable, S 
the tendency of 
Soimme = i] isk ; 
who do not have 
to spend a 
day at I 
arrive in the lab 
yratory min 
before quitt 
time and expe 
to spe i the next 
few houi dis 
cussing majo} 





problems. Since 


the chemist has 
shendy put ta 0 change colors 4 times /497£0/ 






ull day, it seems 
unreasonable to Why spend up to half an hour changing consuming clamps to unscrew. With 
; 7 ak colors with out-moded equipment? The Redi-Spray you just blow back flush 
expect him to new Graco Redi-Spray lets you do it set controls and spray your next 
stay on later, n less than 5 short minutes! color! 
part iculal ly whet QUICK Corse CHANGES. Specifically SIMPLE AND FOOLPROOF. There is no 
} ‘ ned for short-runs < ‘ « that pressure « i} cK ' ne no chance 
h¢ salesman — , ' , hance 
; require frequent color changes, this for water in vo paint. The new Redi- 
could have mar self-contained unit pumps direct from Spray starts when the spray gun is 
aged to arrive original 1-5 gallon pails. No pouring triggered nstantly reloads itself for 
} , no messy bleeding no time the next pass when th n is closed 
earlier, © . 
5 at ok You get cup-gun convenience with 
Another source Raw if Vi44 pressure pot capacity yet it's better 
° Ww eo than both! 
of annoyance is new! se than bot 
: =P learn more about Redi-Spray! Write 


Gray Company, Inc 103 Graco 


resentative who Square, Minneapolis 13, Minn. Today! 


the technical rep s 
e¢ ( | 3 ped! 


, A 


has a limited 
knowledge of for 
mulation. This 


individual at NO PRESSURE 


tempts to instruct ON CONTAINER! ENGINEERS AND MANUFACTURERS 

the chemist ex ACTORY BRANCHES: New York (Long Island City) © Philadelphic © Detroit ¢ Chicago © Atlente 
al U «S$ Fro 

actly how to for SALES OFFICES: Washinoten © Toronto 
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you can le// 
CRES-LITE 


=jite], F4— 
POWDERS 


are Fe, Bailian’ 
Metallic Bronce! 


e by the brilliant sheen and 
full-bodied lustre! 


e by the coverage—less cost 
per square inch of finished 
product! 





Unequalled for smoother, more brilliant 
Plated-Effect Finishes—by spray, dip or 
flow coating. 


IN STOCK—tremendous selection of 
colors including popular metallic pas- 
tels, statuary and antique shades. 


COLORS MATCHED—with no vari- 
ance in quality, color or lustre from 
batch to batch. Fast service guaranteed. 


SPECIAL COLORS—Over 25 years ex- 
perience in creating special colors and 
shades for the plastic and metal finish- 
ing trades. Satisfaction assured. 


write for 
yours now! 


NEW COLOR CARD 


FREE! 


Full Range of Colors 
for Immediate Delivery 


\WWWWMAN 


CRESCENT BRONZE POWDER CO. 


118 W. ILLINOIS STREET, CHICAGO 10 


1841 S. Flower St., Los Angeles 15 
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somewhere behind the goal posts and 
arbitrarily that no tests or 
checks are necessary. Here, also, any 
failure that may occur is blamed on 
the laboratory personnel. 


decide 


There is also the important sales- 
man whose arrival at the laboratory 
is presumably heralded by trumpets 
the playing of Pomp and Cir- 
Unfortunately, chemists 
do not appreciate the great honor be- 
ing bestowed on them. They do not 
recognize the privilege of gazing on 
the countenance of the mighty. Cer- 
tain overbearing salesmen seem _ to 
feel that the chemists have nothing 
else to do; they are waiting to for 
mulate, at a moments notice, the most 
materials at the behest 


and/o1 
cumstances. 


complicated 
of the great man. 


How often are 
in a rush, only to sit on the shelf 
waiting for salesmen to deliver them 
to the customer? Of course, just as 
often, the salesman will not admit 
that he couldn’t sell the material. He 
will merely state that the sample was 
Months later when the cus 
order the 


samples made up 


no good. 
material it is 
the laboratory that 
wine, that 
long time in the 
overnight it sud- 
complete change 
material. 
salesman 


tomer does 
presumed — by 
paint, like good 
after sitting for a 
plant, 


ages s8oO 


purchaser’s 
denly 
and becomes an 
In other words 
cannot sell the 
then the 
not up to standard. 


undergoes a 
excellent 
when the 
enamel, 
was 


lacquer 0} 
formulation 
However, when 


laboratory 


the customer does place the order, 


it was only because superior sales- 
manship was able to sell a mediocre 


coating. 

Even the best of 
must have the backing of a good lab- 
oratory in order to maintain his posi- 
competitive field of in- 
The chemist usually 


representatives 


tion in the 
dustrial finishes. 
that the 
a living. He 


salesman must sell 


is therefore 


realizes 


to earn able 
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to overlook many of the pet 
which However, if the 
man would use more of the principles 
of good salesmanship in dealing with 


peeves 


arise. sales- 


technical personnel and show a little 
more consideration, he would be more 
welcome and better liked. Here a 


more cooperative effort could be de- 


veloped which would actually strength- 


en the position of the whole company, 
including the sales personnel. 
\V Gaynes. 


PROBLEM: 


Metal finishing — find a nozzle to keep work from 
drying between wash and phosphatizing stages 


SOLUTION: 
Delavan Type WSS or SC nozzles 





Refinishing; Why Bleed 
Trouble Appeared 


HE JOB finishing sector of indus- 

trial finishing is unfortunately one 
that can be classed as cyclical in na- 
ture; that is, it suffers from periods 
varying from high productivity to ex- 
tremely low productivity. As a result, 
many job finishers attempt to bolster 
their slow inactive periods with some- 
thing other than their normal finish- 
ing work. One fin- 
ishing plant op- 
erator decided to 
liven up his slow 
season with a lot 
of furniture re- 
finishing for a 
large used furni- 
ture organization. 


It had been de 
cided that since 
most of the wood 


frames were not 
in good condition, 
a finish of multi- 
color paint would 
be simple, cheap 
and satisfactory. 
However, as with 
many seemingly 
simple cut - and - 


di ied 


Situations, 


there was a “fly 
These nozzles produce a uniformly distributed solid cone in the ointment. 
spray. They are available in low capacities to provide com- The finishe 
plete coverage without excessive dilution of process solutions sprayed multicol 
Each is precision machined, calibrated and tested to insure or primer ove 
efficient operation and uniform performance. Available in a previously finish- 


wide variety of flow rates, spray angles, pipe sizes and materials 


If the right nozzle will improve your metal finishing opera 
that will do it better. 


there’s a Delavan nozzle 


33A today. 


tion, 
for Catalog 


DEL 


Mer acte CLT ung Company 


ed mahogany. Un- 
fortunately the 
mahogany _ stain 
bled through the 
white primer and 
tinted it to a 
mild pink. This 


was objectionable 


Write 


and some correc- 


WEST wf MOINES, IOWA tive action had to 
WORLD'S LARGEST NOZZLE SPECIALIST be decided upon. 
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In a situation where bleeding of 
stain or pigments is a problem, there 
are usually two One is to 
apply an 
ing, or a coat 


choices. 
pigmented coat- 
sealer. Un- 
isolated _in- 


aluminum 
of shellac 


fortunately, in some 


standpoint it was a costly experience. 
Instead of a simple 2-coat operation 
it had blossomed into a 4-coat pro- 
cedure with much time lost in experi- 
menting. It was indeed unfortunate, 
for the job finisher’s margin of profit 


latte: 


successful 


stances, this method is not al is usually a narrow one, with little 
This finishe: or no allowance for errors. 
this case A refinishing job like this 
probably not be accomplished with 
than three coats. Either a coat 
of pigmented aluminum or a coat of 
shellac would have to be followed 
first, by a suitable primer and then 
by the multicolor. 


ways either. 


chose the shellac sealer. In can 
it did stop the bleeding of the 
stain, but it presented an additional 
surprising complication. Multicolor 
would not adhere to the shellac pri- 
me} Various brands of mul- 
ticolo were tried with the 
unsuccessful result. It was nec- Lest anyone get the idea that only 
essary to further coat the shellac the multicolor finish would produce 
sealer with an alkyd primer and then’ these problems, it should be pointed 
finally put on the multicolor. out that while possibly a convention- 

Well, the final finish obtained was’ al paint could be put on with only 
one of beauty and durability. It had two coats, this is doubtful; but it is 
transformed worn-looking used fu: a certainty that the 
niture into something attractive and effect of multicolor is 
salable. But from the _ finisher’s It is not the purpose here to argue 


less 


sealer. 
paints 
Same 


3-dimensional 


more salable. 


| iXoy ae DL IKY ae oe TRY LASS 
BOND TACK CLOTH 


STAYS SOFT AND TACKY 
A SPECK-FREE FINISH EVERYTIME 


Now Available in Rolls or Cut Bulk—White or Gold. 
In Four Different Types of Cloth 


Get your Tack Cloth packed just the way it’s easiest for you to use 
‘ either in 150 yard rolls of 36” wide cloth or in handy cartons 
100 or more Tack Cloths to the carton 
IN ROLLS No matter which way you buy it, you can be sure that every square 
Cut off any size piece inch will stay SOFT and TACKY until the very last bit is used up! 
to use as needed. Choice of Standard, Extra Tacky or Less Tacky as desired 
The Cut Bulk size is 18” x 36” folded to 444” x 18” or 9” x 18” 
for ease of handling. ALL BOND TACK CLOTH its Spontaneous Com- 
bustion Proof, Lint-Free and Wax Free. Gives a sparkling speck-free 
Finish every time. Clean and sanitary. No waste 
TRY THEM and COMPARE RESULTS. 
Samples Gladly Sent Upon Request. 


Bond. CHEMICAL PRODUCTS CO. 
"The Tacky Wiper Specialists’ 
2641 N. CLYBOURN AVE. CHICAGO 14, ILLINOIS 


| Also Individually Packed in Glassine Envelopes—!44 to the Carton | 


A Warranty of Satisfaction in Every Carton 





IN BULK 
Cut and folded. 
Ready to use. 
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the relative merits of various types 
of finishes. Rather I want to point 
out to the man who is accustomed to 
products that re- 
something 


finishing only new 


finishing involves more 


than meets the eye. Refinishing can 
be complicated and the finisher should 
alert lest he fall 


financial 


always be on the 


victim to what could be a 


loss or the substitution of lowe) 


quality finishing.—N. Norman. 


PAINT strippinc 
LINIC! 


Send Us Your Tough 
Stripping Problems 
for Fast Action! 





10 YEARS OF BECK PaINT STRIPPING 
CLINICAL SERVICE Saves Thousands of $$$ 
for Customers —Who Now Use World-Famous... ily 





Better find out for yourself . . . about 
Epoxystrip, Econostrip and other Beck Paint 
Remover lines and formulations. Use the BECK 
CLINIC SERVICE — send us several parts, sec- 
tions, or test panels (properly tagged) of the 


work to be stripped. 


Write or ‘phone giving us essential informa- 
tion—your problem details, requirements, tanks 
available, hot or cold, etc. This service, and our 
prompt report, are free, with no obligation. 


Beck Strippers outstrip all others — removing organic 
as easily as baked enamels, 
lacquers, etc. No stripping scum — clean rinsing! 


COMPANY 


CLEVELAND 11, OHIO 


finishes, epoxies, etc., 


BECK EQUIPMENT 


3350 WEST I37th STREET 








Fluorescent Paints Over 
White; and Thick Too 


ITHIN the last year or so more 

attention has directed to 
the use of fluorescent paints. The 
type of pigment involved is quite dif- 
ferent from the usual opaque pigment 
that is in most of the lacquers and 
enamels now used in industrial finish 
Fluorescent pigments are bril- 
liant organic dyes dispersed in a ther- 
—— mosetting plastic 
resin and ground 
to a fine particle 
size. The pigment 
is then ground 
again in the paint 
maker’s plant in 
order to make 
sure of getting 
a smooth disper- 
sion in the paint 
vehicle. 

It is the prop- 
erties of these 
paints to emit an 
“internal glow’ 
which will be eas- 
visible as 
much as five to 
six times as far 
as regular paint 
materials. This 
characteristic is 
valuable in such 
activities as fly- 


been 


ine 





SEND FOR 
FREE 









BROCHURE ing and boating 
[and motoring], 
»_ where visibility 
is an element of 
safety. It is well 
known that. at 
dawn and dusk, 


or In an overcast 
sky or in 
most 


smog, 
will 
appear gray at 
a distance and 
blend in with the 
surrounding  ob- 


colors 
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the 


color 


Fluorescents, on othe 
hand, tend to retain thei bril- 
liance to such a degree that visibility 
possible. As 
in avoiding collisions 
in flight or boats at 
stimulated in 


jects. 


in low visibility is now 
factor 
aircraft 


interest 


a safety 
between 
has been 
product. 

itself is not really 
its properties have been 


sea, 
this “new” 

The product 
new; that is, 
known for many years, but problems 
of deterioration have always prevent 
ed the universal adoption of fluores 
paints. During the more 
period, it has been found that bette: 
methods of formulation and applica- 
system 
outside 


cent recent 


produce a coating 


durability for 


tion can 
of acceptable 
service. 
Because 
not completely opaque, it Is necessary 
high reflectance flat white 
undercoat to best results. 
Further, it is necessary to actually 
the thickness of the fluores 
paint film to as close to 3-mils 
as possible, if maximum visibility is 
to be achieved. This is probably the 
biggest problem for the finisher. Nor- 
mally the sprayer will use one or two 
with a open gun and, if 
coverage appears sufficient, the spray 
ing is stopped and com- 
plete. No knows 01 much 
about the 
In some 
made 
that 
would 
thickness. 
trarily 
produce 1's 
fact that 
different 
types o1 
applied. 


fluorescent pigments are 
to use a 


obtain 


control 
cent 


passes wide 
considered 
one cares 
film 
plants, a check that 
several years may indicate 
the spray gun 
say, 1'2-mils 
time, it is arbi- 
two will 
mils, regardless of the 
there are different sprayers, 
solid contents, and different 
being 
inaccuracy of this 
readily appreciated. 

the bright 
used. Eye 
also being 
greens, yel- 


thickness. 

was 
ago 
with 
produce, let us 
Since that 
that 


two passes 


assumed passes 


classes of materials 
The basic 
system can be 

Fo 
orange 
attractive 


made with 


safety purposes 


colors are being 
displays 
the 


are 
brilliant 
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lows, reds and pinks, which are now 
available. These require 
the same care in application. 

I do not mean to frighten the fin- 
isher with the added burdens re- 
quired by fluorescent paint applica- 
tion but rather to point out that fluo- 
rescent paints are more expensive by 
their very nature. As a result, in or- 
der to obtain a full dollar value from 
the fluorescent product, a little more 
N, Gayne &. 


colors also 


care 18 necessary. 


DeVilbiss Co.'s New Assignments 
Due To Expanding Markets 


The expansion of markets 
from new equipment and its use has re- 
sulted in the assignment of new respon- 
sibilities for advertising personnel at The 
DeVilbiss C Toledo, Ohio 

H. A. L manager of advertising 
ind sales promotion, has named Edmund 
Collins industrial promotion m 
ind Norman (arrett promotion 
rer-jobber livision 


ie 


resulting 


image 


inager 
man 


Edmund Collins and Norman Garrett 


The intro«lue on o rles spray anid 
ipplication of | additive ma 
‘ has exp lel he industrial end 

business evelopments 
outfit. has 


such as the remo ray 
j jobber 


increased ictivi whole- 
market 

Mr. Collins will be 
keting 
dustrial pro 
jobber 
(;arrett 
Frey, 
Perry, 


saler 
responsible for mar 
ertising of in 

tasks in the 

handled by Mr 
1! work with E. F 
and D Vv 


problems and i 
lucts 
division will be 

Each 
industrial sales 
jobber 


Similar 


man wi 
manager, 


manager 


sales 
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BAKING ENAMELS 


Now ... you can skip all the usual precautions in handling inflammable 
solvents. SEA-LAC eliminates fire and explosion risks. It bakes to 
a water-insoluble finish... hard... with high gloss . . . and it’s marproof. 
Its color retention is excellent . . . and its wear resistance is 
incomparable. Bakes in 20 minutes at 300° F, or equivaient shorter bakes 
at higher temperatures. Cold spray, hot spray, dip, electrostatic 
spray... SEA-LAC is right every way, every time. 


DURALAC CHEMICAL CORP., 84 LISTER AVENUE, NEWARK, N. J. 


For more data, circle 200 on colored card. 


Se pte mber, 1959 107 








The Product That Made idiotic? Then imagine taking a prod- 

uct to a beauty expert to have its 

Good—and Why sales lifted. Is that silly? That is 
Fog egye: manufacturer placed just what happened. 

on the market a new type of A major operation was performed 

product. It was really an excellent’ in the finishing department. Obsolete 

item, a genuine improvement in de- equipment was removed; antiquated 


sign over the average competitive procedures were eliminated. Modern 
products on the market. Surely it up-to-date equipment degreasing, 
would go over with a bang, since its phosphatizing, water wash spray 
advantages could 
be readily demon- 
strated. But, un- 


fortunately it did A LASTING, BRILLIANT GOLD or 


not. It had just 

one serious draw BRASS EFFECT with this new 

back. Its finished ee 

appearance was hs ety 

of poor quality; 

it lacked eye ap- 

peal. 
Obviously, the 

manufacturer was 

disappointed, but 

not downed. He 

knew definitely 

that he had some- 

thing good in that 

product. But the 

prospective buy - 

ers, by their lack 

of enthusiasm, 

told him that re 

gardless of what Here is a durable, 

his product had, tough, “gold” dipping lacquer that 

it did not look as beautifully simulates brass, bronze and 

if it had anything gold. PYROXCOTE No. 27-105G is 

beyond what ev- easy to use, inexpensive, is not subject 

to color shifting from sunlight, and 
has unlimited pot life. Drying 
time is only 10 minutes. Write or 
phone for fast information. 


ery other compet 
itive product had 

So the manu 
facturer took the 
hint and called in 
a finishing con- 


sultant. Imagine 
CHICAGO 32 


taking a product Virginia 7-4800 
to a beauty shop 


to have its face DP. 
: ‘ > ; PA. Nlagora 4-4141 
lifted. Sounds PRODUCTS, IN© * PAOLI, — 
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conveyorized system, and 

type of baking equip- 
ment—was installed. Control of op- 
erations and material specifications, 
evaluation test of materials, together 
with correct baking temperatures and 
time schedules—all were set up to 
meet standard requirements. Methods 
of application, including correct fin- 
ishing technique and production han- 


booths, a 
the correct 


At Whirlpool Corp., 
St. Joseph, Mich. 


, 


This NAGLE PUMP cuts cost— 
eliminates shut-downs in porcelain 
enamel flow coating 


A number of appliance manufactures are using Nagle 
type “TDV-R” pumps successfully, 
slip in flow coaters. The two installations shown above 


are typical 


This pump has no bearing in contact with the mixture 
no stuffing box—no leakage problems 
—no dilution—no contamination. It is a single stage 
Impeller and casing are 
water-end 
assembly makes possible the easy 
replacement 
justment of the water-end parts 
is just one of the 


being pumped 


entrance 
resistant 


bottom 
abrasion 


pump 
Patented 


Tough jobs call for removal, 


The “TDV-R” 
Nagle vertical 
zontal shaft pumps designed to _ It 
corrosion, 
combination 
for Nagle 
Selector, Nagle Pumps, Inc 
Chicago 


many 


resist 
heat or a 


FOR ABUSIVE things. Send 


APPLICATIONS 


EXCLUSIVELY Center 


Illinois. 





For more data, circle 202 on 


Ne pte mbe r, 19 9 


handling 


Ave.., 


Cleanliness was 
the finishing de- 


dling, were adopted. 
made a “must” in 
partment. 

These refinements were all influ- 
ential in bringing about an improve- 
ment in the quality of the finishing, 
as well as resulting in a lower cost 
of the various operations. The sav- 
ings in labor and material, together 
with increased volume of sales, al- 
lowed sufficient 
profit to enable 
management to 
install the best 
type of equip- 
ment. 

There was a 
decided improve- 
ment in evidence, 
even during this 
period of change- 
over in the finish- 
ing operations. 
Following this, 
when the product 
with its improved 
finished appear- 
ance went onto 
the market again, 
the people who 
were prospective 
buyers stopped to 
look. They said 
among them- 
“What 
have we here? 
Here is a product 
that looks good.” 

The 
product had “it.” 
People who could 
use it felt the 
urge to own one. 
was not only 

way it was 
designed or what 
it could 
plish; it was the 
way it looked; it 


At a mid- 
south plant. 


enamel 


selves, 


clamp-bolt finished 


and ad- 


and hori- 
abrasion and the 
of these 
> 

Pump accom- 


Heights, 


colored card. 
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Use the finish proved 


best by performance 


Randolph 


LACQUERS « ENAMELS 
DOPES « THINNERS 
CLEAR METAL FINISHES 
COLORED LACQUERS 
CLEAR S.G. FOR METAL 
TEXTURE ENAMELS 
CHEMICAL COATINGS 
AIRCRAFT FINISHES 


Our reputation is built on 


EXPERIENCE—RESEARCH—SERVICE 


RANDOLPH PRODUCTS CO. 
CARLSTADT, N. J. 
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Pre-Cut Masks Speed Finishing 


Eliminates hand cutting! Brady self-sticking pre 


cut Masks are die-cut to close tolerances — go on 
fast and accurately protect from finishing to 
inspection. Hundreds of shapes and sizes in stock 
for immediate delivery. Distributors in over 300 
principal cities 

NARROW-SLIT MASKING TAPES 
line masking. Precision slit to .005 
Widths from 1/64” to 1/4 


Write for free samples and bulletin No. 160. 40A 


W. H. Brady Co. 
733 W. Glendale Ave., Milwaukee 9, Wis. 


230 on colored card 


For fine 
tolerances 
30 yard rolls 
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was a high quality item all the way 
and looked it. 

The product did make good. It sold. 
A quality looking product with plenty 
of eye appeal means just one thing 

sales and profits through customers’ 
satisfaction. 

How often have you heard this 
statement: “It is different with our 
product; we do not sell on appeat 
This comment is often made 
strictly utilita- 
their prod- 


ance”? 
by manufacturers of 
rian equipment. But are 
ucts different? 

Can you imagine 
utilitarian and 


anything more 
less in need of color 
than a hack blade? One manu 
facturer actually increased his sales 
by having his hack blades fin- 
ished in a bright gold lacquer. 

If you make a product which you 
think dees not sell on its looks, try 
giving it a high quality attractive 
appearance; then watch it bite into 
competitive products the manufactur- 
ers of which continue to sell strictly 
on the utility only. 

The truth of the 
people like to purchase 
have an attractive high 
pearance. They take 
the products they buy 
if those 
tractive 

And 


esting 


saw 


saw 


basis of 
matter is that 
items that 
quality ap- 
pride in 
and work with 
especially at- 


more 


products are 
as being efficient. 

another inter- 
conception 


as well 
this 
point. 


brings up 

The modern 
of beauty as applied to all products 

whether the utility type or other- 
wise—is not out of harmony with 
efficiency, but definitely associated 
with it. The utilitarian qualities of 
the product should be expressed in 
and enhanced by the design of the 
product, and its finish. This is the 
foundation principle of the 
called “Product Engineering.” 

The product referred to at the be- 
ginning of this article was not an 
ordinary item painted baby blue, or 
old rose, or sky blue. First it was an 
excellent product manufactured to do 


science 


INDUSTRIAL FINISHING 





an outstanding job; then it was fin- Michigan Oven Promotes Three 
ished to look attractive. The finish : 2 : : 

tae a} Staff promotions for formation of a 
suggested durability anc resistance new management team is announced by 
to corrosion. It was attractive and it Michigan Oven Co., of Detroit 

New chairman of the board is A c 
; é : Towne, formerly president Moving up 
it looked like a superiol product. It to president from sales manager is L. M 
was a combination of uniqueness and Gill. Viee President, C. A. Windsor was 


consistency. It had the quality and formerly in charge of Wire & Wire Prod- 

ucts department and secretary-treasurer 

4 Bb. C. Smith was promoted from secretary 

ulate eye and sales appeal. Without ind chief design engineer 

uniqueness, a product 1S common- Towne has been a Michigan Oven Co 

lirector for the past ten years and presi 

ridiculous. dent since 1951 Gill was sales manager 

oO ven years Windsor has been a 

All manufacturers are interested in lirector since 1957 and Smith was secre 

selling their product on the basis that ce 1955 

the owners will be well satisfied with 


he purchase. 
ae ae meeiiiek ts cat salle an Ettner Handles Plastic Sales 
For National Lacquer & Paint 


much headway against competition as 
you would like, check into your finish- Mr. Frank Ettner has been appointed 
ing operations. Perhaps you can im- _ technical sales representative for Nation 
. sacauer & » Co é s ) 

prove the quality and attractiveness ul Lacqu Paint He is now in 

* : ‘ charge of sales to the plastics industry 
of the finish, and maybe that is just Mr. Ettner has had more than 15 years 
what is needed. Rie Raymond Sye r experience in the plastics fleld 


gained eye and sales appeal because 


finished appearance required to stim- 


place; without consistency, it is 


FICTION: Paint Overspray Control 
Requires Complicated and Expensive 
Maintenance Procedure. 


FACT: AnRP Paint Arrestor Equipped 
Booth Can Be Changed In Minutes By 
Inexperienced 

Personnel. 


Photo Courtesy 

Burnaby Blinds Ltd., 

Winnipeg, Canada 
Inexpensive R P Paint Arrestors are easily 
replaced in a short time to provide like-new 
paint overspray removal efficiency, with mini- 
mum down-time, at a fraction of usual main- 
tenance costs. Economical original installa- 
tion, too—and adaptable to almost every type 
operation, R P Paint Arrestors can cut costs, 
increase production in your booths, too. Write 

for information 


RESEARCH PRODUCTS Copivtailion 


Dept. 34, Madison 10, Wis. 


For more data, circle 203 on colored card. 
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Detergent Cleaning Equipment 
Du-Zolver is 


the name of a 
automated 
detergent appli 
cation unit de- 
signed for apply 


new, 


ing cleaning so 
lutions. 

The tank dis 
penses up to 000 
clean 
with 


gallons of 

ing solution 

{ one filling and 

gives absolute 

control of detergent consumption. 
Surface 
than with some of the olde 
For detailed information, write 
DuBois Co., Inc., 1120 W. Front St., 


Cincinnati 3, Ohio. 


greate! 
methods. 


coverage is| much 


For more data, circle 1 on colored card. 


Automatic Spray Decorating 
Machine 
Matrix 

spray 


Conforming Corp., special 


automatic coating and 
decorating equipment, announces the 
completely auto 
rapidly applying 


small articles 


ist in 


development of a 
matic machine fo: 
coating compounds to 
such as electrical and electronic com 
the ac- 
with 


ponents. Among its uses are 
curate encapsulating of 
sprayable coating materials at a rate 
of 4000 per hour. 


A resinous composition, such as an 


diodes 


epoxy compound, can be used to com 


112 


pletely form a light-tight seal fo. 
selenium diodes, provided the coating 
material 


[The coating is confined to the de 


is sprayable. 


two accurately spaced 


while racks, 


sired area by 
traveling masking strips, 
loaded with diodes, move continuously 


The diodes, 


spun So as to 


through the 
while in the 
assure application of an even coating. 
accurately applied to 


spray station 


racks, are 


The coating 

only the diode 
of its 
cracking of the 
are bent fo 


and desired portions 


lead wires so as to prevent 
coating if the wires 


insertion a printed 


The automatic mask spray painting machine 
cireult board. There Is no excess 
with soldering. 
racks fo 
spraying 


coating to interfere 
The 


one 


diodes remain in the 
handling of both the 
and baking operations. 
fuses, and 


Capacitors, resistors 
similarly be provided 


that 


transistors can 


a clear coating protects color 


band coding. 
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Automation is practical, inasmuch 
as the coating material is confined by 
masking and not mechanical 
thus eliminating the use of 


masks, registering devices and 


remote 
means, 
spray 
mask 

A brochure on 
will be 


cleaning operations. 
this encapsulating 
anyone ad- 
dressing a request to Conforming 
Matrix Corp., 331 Toledo Factories 
Building, Toledo 2, Ohio. 


For more data, circle 2 on colored card. 


machine sent to 


New Hand Gun Applies Paint 
Electrostatically 

Now the merits of the 
No.2 Electro Spray 
had in an electrostatic 
gun. It is light 


Ransburg 
process can be 
hand 
and 


spray 
weight easy to 
handle. 

The article to be 
ed electrically by its conveyor hanger. 
A voltage with a 
flexible cable to the gun, creating an 
field 
tating atomizing bell 
to be coated. 

Coating material is supplied to the 


painted is ground 
pack is connected 


between the ro 
and the article 


electrostatic 


conventional 
No compressed 


atomizer by a 
tank or pump 
air is used fo. 


pressure 
unit. 
atomization. 


_— To 


easy to handle, 
"nozzle" end 


Light, safe 


The cup, at the rotates. 


Ne pte pile f 


no overspray. 


This system of paint application 
offers savings in paint, labor, equip- 
ment, movement of air, compressed 
air and in maintenance. 

For added information, or a dem- 
onstration, contact Ransburg Electro- 
Coating Corp., P. O. Box 23122, In- 
dianapolis 23, Indiana. 

For more data, circle 3 on colored card. 


Air Powered Drum Pump 
air-powered 
stainless permits any 
quantity or volume of fluids to be 
pumped directly from the original 
shipping container. 


weight, 


steel 


A new light 


pump of 


The pump is designed for pumping 


adhesives, paint, ink, dye, alcohol, 


Pumps materials directly from the drum 


easily, safely, quickly. 

ammonia, soap, solvents and other 

liquids and semi-fluids direct from a 

2-in. end bung o1 head drum. 
The assembly of 

steel is easily removed from the pow- 

without the use of tools for 


open 


lower stainless 


el head 








COLD DEGREASING 
FOR ANY PRODUCT! 


“Non Flammable'’—Low Cost— 
Easy To Use 


REMKLEEN WS 














A Clear Fiuid . . . Degreases Fast 
RINSE, SPRAY OR DIP 


REQUIRES NO WATER, HEAT, STEAM OR 
POWER NOR EXPENSIVE EQUIPMENT 


REMKLEEN WS produces a chemically clean 
surface for immediate painting, coating, pro 
cessing, welding, etc REMKLEEN WS elimi 
nates the fire hazards of solvent cleaning and 


lowers insurance costs 


Saves Time and Labor 


SPECIAL OFFER—S gal. Can at 
Convince yourself! 


Drum price! 


Write or phone us collect 


R. & E. MARTIN, DEPT. J-O 


2817-21 Helen St., Philadelphia 34, Pa. 
REgent 9-1031 


Serving Industry Since 1924 





For more data, circle 231 on colored card 


REDUCE YOUR MASKING COSTS BY 
USING INEXPENSIVE, HEAT RESISTANT 


KWIKY-DOTS 


A rained edge is auiomotically provided 
on each disc for easy grasping. Connected 
strings of several discs moy be removed 
for fost application. Stock Size: Ve" up. 


NARROW MASKING TAPES 


Precision cut to any size from 
1/32” up. in standard 60 yd. rolls 


Send for Literature and Samples 


BY-BUK COMPANY 
4314 W. Pico Bivd., Les Angeles 19, Cal. 


For more data, circle on colored card 
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cleaning. The _ air-operated 
head removes the danger of electric 
sparks and it gives equal delivery on 
both up and strokes for a 
smooth, continuous flow, with no pres 


power 


down 


sure on the drum. 

For more information, write Gray 
Co., Inc., 73 Graco Square, Minneap- 
olis 13, Minnesota. 

For more data, circle 4 on colored card 


Sonic Cleaner For Small Parts 


Inc., 
ultra 
enable 
product ion 


Chemical Industries, 


now offers a new 


Detrex 
of Detroit 
cleaning unit 


sonic priced to 


and encourage the small 
shops to buy. 

The unit is called Econo-Sonic, and 
solvent degreasing unit 
with boil and 
circulation 


isa compl te 
itself 
plus 


within rinse 
chambers, 
and filtration. 
to make it even more 


> 


address is Detroit 32, 


complete 
Added is a spray lance 
functional. The 
Michigan. 
For more data, circle 5 on colored card. 


Dual Discs Atomize Paint 
The Ionic Electrostatic Corp., Gar- 


field, N. J., has developed and pat- 
ented a system wherein two rotating 
discs, mounted on vertical shafts, are 
placed side by atomize and 
apply paint to products moving along 
by conveyor. 
rhe process 
centrifugal atomizers charged at a 
potential of 140,000 volts. The ar- 
ticles to be coated are charged at the 
opposite polarity and are moved 
steadily along by conveyor around 
the vertically reciprocating atomizers. 
The system employs electrical in- 
teraction between the rotary atom- 
izers to effect electrostatic deflection 
which controls the width and density 
of one or more fan shaped spray pat- 
terns. It provides penetration of coat- 


side to 


uses variable speed, 
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ing materials into cavities of articles 


having irregular surface contours, 
thereby reducing added touch-up op 
Very little if 


wasted through overspray. 


erations. any paint is 


The equipment can be set up to 
spray a single color, or blend colors 
to produce speckled multi-color ef 
fects. 


For more data, circle 6 on colored card. 


Where Vinyl Coating Replaces 
Porcelain Enamel 
automatic 
selected a rugged 
a tub lining 


manufacturers of 
dishwashers have 
vinyl coating for 
in place of porcelain. Laboratory 
tests and indicate 
that vinyl has more desirable manu- 
facturing and use characteristics and 
that consumers prefer the gentler 
handling afforded dishes by vinyl. 


Some 
use as 


consume! surveys 


_SOatings fop a 
iMdustrig] °Pplicas; 


'Ons, 


THE 


Such a vinyl coating is being ap- 
plied not only to the tub but to the 
door lining and racks of the newest 
models of the super dishwasher- 
dryer marketed by Waste King Corp. 
of Los Angeles. 

The vinyl coating is based on ver- 
satile Geon vinyl resin, a product of 
B. F. Goodrich Chemical Co., a divi- 
sion of The B. F. Goodrich Co., 3135 
Euclid Ave., Cleveland 15, Ohio. 
Formulator for the vinyl plastisol is 
Michigan Chrome & Chemical Co. of 
Detroit. 

Laboratory that the 
extra bar- 

sound, It 
become 


tests show 
vinyl coating acts as an 
heat, moisture and 
crack, chip, peel or 
tacky or brittle. Resistant to 
heat, light and aging, it 
additional merit of quick, 
should damage occur. Tests 
that it useful life. 
For more data, circle 7 on colored card. 


rier to 
doesn’t 
corro- 
offers 


easy 


sion, 
the 
repair, 
prove 


long 


has a 








% CELLULOSIC ong \ «nv 


very w 





COMPANY 


PRODUCTS $206 HARVARD AVENUE. CLEVELAND, OHIO 


For more data, circle 
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Flock in New Decorative Role Gyromat Enclosed Spray Offers 
A new high in decorative materials Fast Automatic Coating 


has been achieved by the combina The liquid seal ai spray process 


tior of dull finish rayon flock, with is an automatic a sprav svstem in 





or without glitter, on gleaming met which all overspray is automatically 
allized Mirro-Brite Mylar. The vis collected for immediate re-use. 
ual effect of the rayon stripes on Che spray chamber can be designed 
various metallic finishes, as well as to accommodate any type of conveyo) 
embossed patterns, is striking. such as chain-on-edge, overhead mon 
[he base material starts with  orail, rotary fixture, etc.; and reaso1 
transparent Mylar, a DuPont poly able size of product. 
ester film which is then metallized, Paint is pumped from the drum to 
embossed and laminated to vinyl or to a manifold on the chamber where it 
other backings. Another feature for is distributed through individual 
those who want quick, ready appli fluid pressure regulators to the re 
cation, Mirro-Brite Fiesta Mylar can spective spray guns. A pump returns 
be had with pressure sensitive adhe collected material to the material 
sion. source tank. Returned materials can 
The material comes in continuous’ be automatically measured and ad 
rolls 54-in. wide, or cut to size sheets, justed to precise viscosity by using 
or die cut to specifications. Coating a Gyrovise in the return line. 
Products Inc., 101 W. Forest Ave., Pressure tank feed systems or pos 
Englewood, New Jersey itive displacement pumps for each 


For more data, circle 8 on colored card spray gun can be used as an alte) 


FAST AUTOMATIC OPERATION FOR 
COATING PARTS IN BULK! 
Saves Up to 80°% of Material 


...Save time with RONCI... 


/ ) SPEEDIP CENTRIFUGAL COATERS 


for: Enameling and Lacquering uniform or ir- 
regularly shaped parts; one ounce to several 
pounds; up to 20” long; Brass, Steel, Plastic or 
Wood parts; also for Waxing and Oil Coating. 
It's fast—30 loads per hour. 
Capacity: Available in three models—312 cu. 
in. to 4400 cu. in. Maximum Load—300 Ibs. 
Simple operation . . . automatically dip and 
MACHINE COMPA then spin off all excess coating material. 
All operations are automatic within the ma- 
A Division of —_ No ye poem + outside tanks oe 
: no cleaning of machine necessary; no loss o 
F. Ronci Co., Inc. . , 


2 At material. 
MS hi Write for further information and 
€ il, Rf, send your product to be coated. 


For more data, circle 205 on colored card. 
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nate means of controlled material 
feed to the spray guns. 

The heart of the Gyromat is the 
spray 
high speed 
trifugally 
material. It can 


head which IS a pressureless, 
rotary device that cen- 
atomizes any sprayable 
atomize from 2 to 
30 gallons per hour with atomiza 
tion comparable to that of comme} 
cial air guns. 

For complete info on the 
Gyromat system of paint application, 
write The Gyromat Corp., P. O. Box 
600, Fairfield, Connecticut. 


For more data, circle 9 on colored card 


mation 


Manpro Nail Coating Machine 
The Manpro Vibra is a production 
Nails 
from a 


nail coating auto 
matically enter the 
Manpro Vibra nai 


coated and dried as they 


macnine 
coate}l 
cleaner and are 
travel up 
1x5-ft. 
Nails emerge clean, separated, 


a spiral elevator inside a 


tank. 


and dry so that they will not stick 


Automatic machine coats and dries nails 
and similar items quickly and efficiently. 





Maateen 


For color retention 
in high baking coatings 
we recommend 


AGATEEN 
BAKING LACQUER +28 


Agate Lacquer Mfg. Co., Inc. 
Serving Industry Since 1927 
11-13 43rd Road 
Long Island City, N. Y. 


GATEENV 


THE LAST WORD IN QUALITY @ 





For more data, circle 233 on colored card 


No String Tied To This — 
"7." Bee 


If You Use OP-AL 


$11.50 


Without 
Pilot Light 


Approved: 
CSA Testing 


$14.75 (RS A Te 
aos. 


™ 
Pitot Ligh? 


Patching Knife Heater 


STANDARD FOR OVER 25 YEARS 
Sold By All Leading Jobbers 


THE OP-AL ELECTRIC AND 
MANUFACTURING COMPANY 


3133. MARTINDALE AVE 
INDIANAPOLIS 5, INDIANA 


For more data, circle 234 on colored card 
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when packed. This completely auto- The machine can also be used for 
matic in-line operation is designed coating or painting numerous other 
for high output. parts. Other model Manpro Vibras 
The first Manpro Vibra production are used for high production in-line 
nail coater is operating at the Cort- vapor cleaning of small parts in 
land, N. Y. plant of Wickwire plants throughout the country. More 
Brothers, Inc. Their experience shows’ details are available from the manu- 
that nail coating can now be accom- _ facturer, Manpro Corp., 1398 Hilton 
plished six times faster than ever Road, Detroit 20, Michigan. 
before. For more data, circle 10 on colored card. 


DISCOVER THE 
DIFFERENCE IN 
DENFLEX® 


Plastisols and 
Primers 





' PLASTISOL 
COATING AT 


PRODUCTION-LINE 
I od = = B) 


Merely clean 

the material, apply 

DENFLEX PRIMERS*, flash 

heat... and dip, spray or roller- 

coat your product with DENFLEX PLASTISOL. 
No complex pre-treatment, no excessive 
shuttling in and out of baking ovens. 


Result: a beautiful, rugged finish that lasts 
for the life of your product! 


Write today 
for coated samples 
and data sheets. 


DENNIS CHEMICAL CO. 
2701 Papin St. + St.Louis 3, Mo. 
Member Vinyl Dispersions Division, $.P.1. *Pat. 


For more data, circle 206 on colored card. 
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No-Tox, New Degreasing Agent 


No-Tox, a degreasing agent 
with characteristics similar to carbon 
tetrachloride, but said to be 100 times 
safer, is announced by the Electro- 
Chemical Products Corp., 427 Bloom- 
field Ave., Montclair, N. J. 

The new product has the same 
MAC rating as_ isopropyl alcohol, 
dries quickly, and is said to contain 
degreasing and cleaning 
characteristics as carbon  tetrachlo- 
ride. It is non-flammable, has low 
toxicity and can be used in any type 
of degreasing operation with the ex- 
ception of vapor phase degreasing. 
For more data, circle 11 on colored card. 


new 


the same 


Hydraulic Pressure Washer 

Cleans Large Equipment 

spray 
fast, 
economical industrial The 
Graco Hydra-Clean combines hydrau- 
lic spray pressure with a special de- 
quickly thoroughly 
dirt, grime oo} 


An air-powered 
has been developed fo1 


pressure 
washe} 
cleaning. 


tergent to and 


flush away grease, 


Pressure wash-spray cleans shop equipment. 


Ne pte mber, 1959 


scale from equipment, tools, machin- 
ery and vehicles. 

It can be used with any full open 
drum of 15 to 55 gallons capacity. 
Included is a flexible 40-ft. hose and 
insulated spray nozzle. 

Bulletin 304-933 will be sent upon 
request from Gray Co., Inc., 73 Graco 
Square, Minneapolis 13, Minn. 

For more data, circle 12 on colored card. 


Clear Peelable Coating Leaves 
Rustproof Oil When Stripped 


An odorless, crystal clear plastic 
coating has been developed to protect 
small parts. The 815 coating leaves 
a rust preventive oil film on the metal 
when it is stripped. It is stable under 
prolonged heating, resists darkening, 
emits no odor during the coating 
process, melts at 375°F., and is ready 
350 to 360°F. 
by this coating 
after 16 hours 
relative humid- 
10°F., two hours 


ror 


hours in 5% 


for use at 

Parts protected 
showed no corrosion 
at 100°F., with 100% 
ity, three hours at 
at 160°F., and three 
NaCl solution. 

It may be used for the protection 
of small tools, dies, gears and mach- 
ined parts, both in storage and ship- 
ping. 

The manufacturer is Fidelity Chem- 
ical Products Corp., 470 Frelinghuy- 
sen Ave., Newark, N. J. 


For more data, circle 13 on colored card. 


Control Prevents Overloading 
of Conveyor 


Tipp-Tronic is the name of a con- 


safety control now 


control can be ad- 


ovel load 
The 


that one man can stop the 


veyol 
available. 
justed s« 
conveyor by pulling on a trolley hang- 
er, if such a sensitive adjustment is 


desired. It can be used on any type 
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| 
BOOKS 
On Finishing 
Available 


PRINCIPLES OF COLOR 
COLOR MIXING 130 pages 
PROTECTIVE COATINGS 
METALS,”’ (643 pages 
ORGANIC COATING 
OGY Vol. 1 
ALUMINUM 
219 pages 
FLOW COATING 29¢ 
FORMULARY Vv 


AND 
FOR 
12.00 
TECHNOL 
13 
PAINT & POWDER 


pages) new 8 


CHEMICAL 
xX 


(Pre eding V 
same price 
PRACTICAI FURNITURE 
WOOD FINISHING 
FURNITURE FINISHING 
pages 
SPRAY PAINTING Industrial 
Commercial 169 pages 
COLOR DECORATION 
i 


lumes also available 


AND 


AND 
SIGN 200 pages 
THE MIXING OF 
PAINTS 2 pages 
WOOD FINISHING" (361 pages 
GRAINING Ancient and Modern 
(224 pages 

SCREEN PROCESS METHODS OF 
REPRODUCTION 252 pages 

THE SCIENCE OF WRINKLE FIN 
ISHING 204 pages 

THE SCIENCE OF MODERN WOOD 
FINISHING (386 pages 7 
RESTORING AND MAINTAINING FIN 
ISHES" (88 pages 
INDUSTRIAL FINISHING 
COMMON SENSE 335 
FINISHING MATERIALS 
METHODS new 382 pages 
ENCYCLOPEDIA OF THE CHEMI 
CAL PROCESS INDUSTRIES 820 
pages 

PROFESSIONAL FURNITURE 
PATCHING REPAIRING and AP 
PLIANCE TOUCH-UP 90 pages 
SCIENTIFIC PAINT EVALUATION 


l pages 


COLORS 


AND 


pages 9 


AND _ 


FILM FORMATION 
ERTIES and FILM 
TION" (430 pages ¢ 
INDUSTRIAL DETERGENCY 340 
pages a7 
SURFACE 
ISHES (299 


FILM PROP 
DETERIORA 


COATINGS 


pages 


AND FIN 


Cash Must Accompany Order— 
Send for Descriptive Catalog 


INDUSTRIAL FINISHING 


1142 N. Meridian St. Indianapolis 4, Ind. 











of conveyor with electric motor 
drive. 


The 


measures 


ammeter visually 
line pull by 
current drawn by the 
The safety shut-off 
ammeter is determined 
properly lubricated 
normal load, and set- 
pointer slightly above 
the normal reading. If the line pull 
exceeds this limit, the conveyor mo- 
tor shuts off. The control is _ self- 
compensating fo. moto}! starting 
surges. Write for bulletin CD-3, 
Conveyor Div’n., The American Mono- 
Rail Co., 4th & Franklin Sts., Tipp 
City, Ohio. 
For more data, circle 


control’s 
the 
monitoring the 
motor drive. 
point on the 
by operating a 
conveyor unde) 
ting the limit 


conveyol 


14 on colored card. 


Flex Drum Sander Smooths 
Coated or Uncoated Panels 


A sander that smooths and polishes 
finish to coated and 
uncoated plywood sheets 
of hardboard o1 
Merit Products, 
Ave., Los 


or gives a satin 
panels, ol 
metal, is offered by 
Inc., 3691 Lenawee 
Angeles, Calif. It takes 
sheets or panels up to 60-in. wide. 
The Merit Flex Drum 
warps and ripples, finishing high and 
low spots with a uniform finish 


rides ove} 


It is adjustable for light polish sanding on 
coated or uncoated plywood panels. 


INDUSTRIAL FINISHING 





without grinding down high 
It will not “load” on coated surfaces. 
It blends out flaws without 
actually grinding down the surface 
The rotating drum is composed of 
soft, flexible 
which produce a 


brushing 


areas. 


surface 


a series of abrasive 
resilient 

panels 
are passed through the machine. This 
brushing action avoids the aggressive 
grinding-sanding that is 
duced by abrasive belts o1 


“leaves” 


abrasive action as 


action pro- 
non-yield- 
ing drums, permitting a supe} smooth 
finish without 
grind-through on high spots; and re- 
sults in a well board fo) 
subsequent operations in- 
which in its 
attractive 


danger of burning o1 
surfaced 
fabrication 
volving finishes—o: 
State, 

finished 
For more data, circle 15 on colored card 


raw 
presents an satin 


appearance. 


The growing recognition of the need 
for correct 


trends ir 


design is one of the im 


portant modern industry. 


TOUGH 
COATING 
PROBLEM? 


A 
STEINEMANN 
COATER 
Has "Finished" 
Lots of Them 
WHAT IS YOUR 


SPECIAL | 
REQUIREMENT? =~" 


FORMED CABINET 


Contact: 


For more data 


Ne pte mber, 


wilco machine works, inc. 


circle 


Tumbling Barrels for Cleaning 
And Chemical Operations 


made stationary and 
tumbling barrels for 


Custom port- 


able cleaning 
of metals are 
that re- 
and re- 
relatively small parts 


and surface treating 


generally used in processes 


quire immersion, removal 
Immersion of 

These mounted — in 
sturdy framework and are welded to 
maximum rigidity. The frame 
handle which permits 


portable and stationary barrels to be 


barrels are 


issure 


includes a 


carried and positioned by hoists. This 
tank 
surface treating systems. 


cleaning and 
Basket di- 


specifica- 


iS important in 


mensions meet individual 


tions. Available in monel and stain- 


less steel. 
Wire 
Street, 


Inquiries should be sent to 
tex Mfg. Co. Inc., 40 Mason 
Bridgeport, Connecticut. 


For more data, circle 16 on colored card. 


FACE AND EDGE 


HOT MELT 
BOX 3722 Z 
MEMPHIS 14, TENN. 
Phone WHitehall 8-4555 


207 on colored card. 
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Speed-Eze Synthetic Enamel hiding, long wearing, orange-peel free 

: : : finish. This material handles easily; 

A new enamel, Speed Eze, is offered " oa 

it is available in the full range of 

for the automotive and _ industrial 

, . automotive colors and is priced about 
trade by Nason Products Division of lik nventional itomotiv y! 

’ “er . : . " ike co e 1oOné automotive Ss l 
W. P. Fuller & Co., 450 E. Grand . 

Ave., South San Francisco, Calif. It 

is an entirely new modified synthetic 


thetics. 
For more data, circle 17 on colored card. 


enamel which has been field tested 
to prove its performance and to de 
termine the ania acceptance. It Protects Hands From Solvents 
dries out of dust in 15 minutes; to Hand protection against strong 
touch in 45 minutes, and is hard in solvents is now possible with new 
from two to four hours. Sagging, SolvaSeal coated fabric gloves. 
orange peel and wrinkling are no Specially designed and treated fo1 
problems. safe, effective handling of ketones, 
Two different thinners are supplied  acetones, paint stripping compounds 
one is for use when the tempera and other strong. solvents, these 
ture in the room is from 40° to 85 gloves are lightweight with curved 
F., and the other when the tempera fingers, wing thumb construction and 
ture range is from 85° to 100° F. blunt finger ends. They are available 
Spraying pressure runs from 45 to for women and for men in gauntlet 
60-lbs. A mist coat is not necessary; style. The Surety Rubber Co., Car- 
the operator applies ¥ Full rollton, Ohio. 


coats to give ‘ nigh loss, ull For more data, circle 18 on colored card. 


e BETTER LOOKING You're Swe 


e LONGER LASTING 


e EASIER TO APPLY OF ALL 


with NEW PERIOD 


e Fillers and stains e Sealers 
e Lacquers—Clear and Semi-Gloss e Lacquer Enamels—Flat and Gloss 


e Synthetic Enamels 


Write for 5 Gallon Working Sample at Drum Price 


MANUFACTURERS OF FINE WOOD AND 
METAL PRODUCTION FINISHES 


Quality Isn't 
Just Luck 


Established 1917 


NEW YORK WOODFINISHERS’ SUPPLY CO., INC. 


109 Imlay Street Brooklyn, N. Y. 


For more data, circle 208 on colored card. 
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For Your Convenience 


Use INDUSTRIAL FINISHING magazine’s “Reader Serv- 
ice” return cards to obtain further information on products 
described and illustrated in the “Materials; Supplies; Equip- 


ment” section which precedes this page; also to receive 
further information on what manufacturers have to offer— 


literature, products, supplies, services, etc., as mentioned on 


the following pages. 


It’s simple and convenient for everyone. Just circle the cor- 
responding numbers on reverse side of card below, print or 
type in your name and your company’s name and address, 


detach and mail. No postage required. 


Ss No ete 
by Postage Stamp 
e Necessary 


= Posta ge RS 
# Will Be Paid 
Ai If Mailed in the 

Sa United States Aa 


by 
™ Addressee £3 








BUSINESS REPLY MAIL 


First Class Permit No. 1490, Indianapolis, Indiana 














Industrial Finishing Magazine 
1142 N. Meridian Street 
Indianapolis 4, Ind. 








| WHAT’S THE LATEST? | 





For a quick run-down on what's the 
latest, read all of these items about the 
new products, equipment and services 


offered by advertisers in this issue. 





September, 1959, Issue 
FINISHING READER SERVICE DEPARTMENT 
Wi 


thout obligation, please see that we receive further 
information and manufacturer’s literature identified 
by the numbers circled on this card. 


6 7 8 9% 10 13 12 13 14 15 16 17 18 19 20 21 22 
23 24 25 26 29 30 31 32 33 34 35 36 37 38 39 40 41 42 43 44 
45 46 47 48 49 52 53 54 55 56 57 58 59 60 61 62 63 64 65 66 
67 68 69 70 71 73 74 75 76 77 78 79 80 81 82 83 84 85 86 87 88 
89 90 91 92 93 95 96 97 98 99 100 101 102 103 104 105 106 107 108 
109 110 T1T 192 193 114 195 116 T17 118 119 120 121 122 123 124 125 


Name 

(PLEASE PRINT) 
My company’s name 
Street Address 


City iene Zone........State 














Screen Process Paint Mixer 


If you use viscous screen process 
colors or any high solids paint, you 
will be interested in a new mixer 
that features a special agitator. This 
agitator has four mixing actions; it 
scrapes the sides and bottom of the 
container, pushes material to side of 
pail, elevates the mix from the bot 
tom, and tumbles it. 

Although the unit is portable, it 
heavy duty construction and 
works in any standard pail. 

For further information, write The 
Naz-Dar Co., 461 Milwaukee Ave., 
Chicago 10, Illinois. 

For more data, circle 19 on colored card. 


is of 


New Plastic Process Solves 
Steel Coating Problems 
Kaybar Inc., Plastic Coatings Spec 
ialists, Birmingham, Mich., reports 
the development of new plastic ma- 
terials and an improved processing 
system developed for the plastic coat- 
ing of fabricated wood, fiber, 

paperboard or other materials. 

The new coating is an easy-hand 
ling, spray-on vinyl formula which 
bonds securely to the base material 
for the life of the product. Coatings 


steel, 


of .003 to .012-in., when used ove 
readily available pre-textured steel, 
will accurately retain the detail of 


the textured pattern, resulting in a 
rich appearing, luxurious feeling fin 
ish that stubbornly abrasion 
and wear. 

The Kaybar material and process is 


resists 


time saving and economical. 
The Kaybar material is available 
in a full range of standard or 


matched colors. It has excellent flex- 
ing strength as well as contributing 
sound deadening and _in- 
sulating qualities. It has a dielectric 
strength of 750-volts per thousandth 
of depth. 


desirable 





INDUSTRIAL FINISHING, 
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Kaybar has modern facilities for 
the application of the new coatings, 
electrostatically, at its Birmingham 
plant, or manufacturers will be li- 
censed to use the materials and proc- 
ess in their own plants. 

For more data, circle 20 on colored card. 


Flow Meter Measures Paint 


Do you want to measure the flow 
of finishing materials by meter? If 
for the new technical bul- 
letin on indicating flowmeters put out 


SO send 


by the Seico Instruments Division of 
Eclipse Fuel Engineering Co., Rock- 
ford, Ill. 


The flow vane of the flow chamber 
and the indicating scale pointer are 
coupled magnetically. Flowmeters 


will stand normal vibration and 
shock, also nominal excess flow or 
pressure without damage. They are 
designed for operation in the range 


of pressures from 60 to 2000-lbs. per 
square inch. Meters for scale ranges 
up to 10-cfm. and 20-gpm. are avail- 
able fer direct installation into 
piping. Shunt type are 
used for larger flows. 

For more data, circle 21 on colored card. 


assemblies 


Do You Use Masks? 


Masking tape dises in sizes from \-in 
n diameter on up, are among the Variety 
of masking aids illustrated in a new cata 
log by By-Buk Co m1i4 W Pico Bivad 
Los Angel 19, Calif A copy of the new 
M-24 masking brochure will be mailed 


on request 


Pearl Essence Finishes 


\ 16-page booklet, the covers of which 
finished in pearl = essence reveals 
much interesting and technical informa- 
tion ibout both natural ind synthetic 
pe &. r finishes and how they are 
ipplied to produce various decorative 
effects, including Mother of Pearl or Sea 
Shell, metallic and colors. Argenta Prod 
ucts Co., Sea St Eastport, Maine 














What Manufacturers Offer--Literature, 
Materials, Equipment, Supplies, Services 


Please Mark Returned Cards Correctly 


Some of the returned cards we receive are not filled in correctly—and 


we cannot read a few of the hand written names and addresses. 


Before 


returning a card, please check to see if it is marked correctly—and 


legibly, including your name and address. 


Satin Finish Wooling Lacquers are ideal 
where a satin sheen finish with a 
smootl silky feel is desired, without re 
quiring a costly rubbing operation. Avail 
white or in regular satin 
sheen wooling lacquer Made by The 
Lawrence-McFadden Co 7430 State Rd 
Philadeiphia 26, Penna 
For more data, circle 24 on colored card 


for use 


ible in water 


RP Paint Arrestors 
production in 
maintenance costs 


can cut costs, Increast 
booths and reduce 
Paint Arrestors are 
isily replaced in a short time and pro- 
vide like-new paint overspray removal 
efficiency with minimum down-time. RP 
Paint Arrestors are economical in orig- 
inal installation. Research Products Cor 
Madison 10, Wis 

For more data, circle 25 on colored card 


spray 


poration 


Vinyloid, acryli ind alkyd 
coatings for wick specialized 
industrial among the 
functional finishes manufactured by Var 
Harvard Ave 

W rite for detailed 


Cellulosic, 
range of 
applications are 


nish Products Co 5206 
Cleveland Ohio 
nformation 


For more data, circle 26 on colored card 


Burn-in Tools for making quick and skil 
ful repairs to nicked, dented or scratched 
finishes. The Op-Al Electric & Mfg. Co., 
$133 Martindale Ave Indianapolis 5, Ind 

For more data, circle 27 on colored card 


Teck Rags for use prior to painting, to 

ipe off and hold dust and dirt particles 
too small to see, but which might leave a 
blemish on the final coat of paint or fin 
ish, are tilable from Ideal Chemical Co 
1499 Dean Drive, South Euclid 21, Ohio 

For more data, circle 28 on colored card 


126 


Thank you.—Editor. 


Airless Spray Coating minimizes over 
spray problems, reduces health and fire 
hazards, cuts maintenance and clean-up 
paint, time and labor and 
painting equipment re 
quirements Above these 1dvantages i 
better finished product is the final result 
Write Nordson Corp Amherst, Ohio, for 
the Airless Spray Painting brochure 

For more data, circle 29 on colored card 


osts, saves 


reduces auxiliary 


Paint Strainers for straining lacquers 
enamels, paints or varnishes Made of 
paper stock with cloth inserts in 
oarse, medium, fine and extra fine mesh 
f-in. in diameter Louis M. Gerson Co 
Box 175A, Mattapan, Mass 

For more data, circle 30 on colored card 


neavy 


Tough Leather-like Coatings of vinyl can 
reate profitable markets for you with 

re and expanded steel products. Mon 
santo Chemical Co., Dept. SP-1, St. Louis 
66, Mo., manufacturers wide variety of 
plasticizers and QOpalon resins for 
ulators of these vinyl dis 


high-quality 

persions Vinyl coatings can be applied 
by dip or spray Finishes can be glossy 
matte or even crinkled and in any color 
you choose Write for vinyl 
n liquid form for coating metal 
ood parts and products 

For more data, circle 31 on colored card 


form 


source of 


glass or 


Pre-Cut Masks 
urfaces from 
Hundreds of 
in stock or ome in be mace o fit your 


speed finishing Protect 
finishing to inspection 
shapes and sizes of masks 


particular needs For use in 
baking and tumbling Free samples 
bulletin 160-C ivailable ‘rom W 
Brady Co 733 W ile Ave 
vaukee 9 Wisconsin 

For more data, circle 32 on 


spraying 


colored card 
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Multicolor One-Coat Finish called “Spex 
by \ J. Dolan & Co Im 1830 N. Lar 
irmie Ave Chicago 9, Lil, provides a 
ombination of two listinct con 
trast or harmonizing colors in one coat 

th standard spray equipment. For fin 
metal, plastic, brick, con 
rete and all types of composition board 
Dries like lacquer -vailable in a great 
number of attractive stock colors. Hides 
. surface Color card 

lable 


For more data, circle 33 on colored card 


more 


Sning wood, 


rregularities 


Lea Synstrip is a fast rking, non-cor 

ng liquid stripper for removing enam 

icquer and synthetic coatings Will 

ittack aluminum, zinc or any other 

metal or illoy Does not dissolve 

coating, but breaks the bond Lea 

strip can be used at room tempera 

th minimum ventilation and can 

i for continued use The Lea 

16 Cherry Ave Waterbury 20, 

‘onnecticut 

For more data, circle 34 on colored card 


**Radiant Heat Applications Unlimited"’ is 
free book offered by The Fostoria 
Pressed Steel Corp., Fostoria, Ohio. Tells 
you can profit through the use of 
i heat, fabricating flexibility and 
nationwide Send for a cop) 

nz ¥ ir application requirements 


service 


For more data, circle 35 on colored card 


Finishing Specialists whose job it is to 

you work by developing higher- 

ipplying, faster-drying and 

finishes are at 

The rilber 
i. Penr 


easiet 
isting your sery 
Spruance Co 
Finishes formu 
metal finishing 


For more data, circle 36 on colored card 


Speedip Centrifugal Coaters for ename! 
ing and lacquering uniform or irregularly 
shaped parts, automatically dip and then 
spin off all excess coating material All 
operations are automatic within the ma 
chine No additional outside tanks, no 
cleaning of machine necessary and there 
is no loss of material. Send your prod- 
uct to be coated; also get further infor 
mation on how the Speedip coater can 
save you up to 80% in material. Ronci 
Machine Co., 2 Atlantic Blvd., Centredals 
11, Rhode Island 
For more data, circle 37 on colored card 


Drum Plug Wrench; steel or bronze, fits 
95% of plugs or bungs in steel drums 
Morse Mfg. Co., Inc., 763 W Manlius 
St.. East Syracuse, N. Y 

For more data, circle 38 on colored card. 


Armorsol is the new vinyl coating for 
thermoset plastics and polyester fiberglass 
Is a one-coat finish, competitive with 
baked enamel Can be smooth or tex 
tured for approximately the 
bake enamel Has high abrasion resist 
ince “ree booklet and sample panel 

John L. Armitage & Co., 245 
Thomas St Newark 5, New Jersey 
39 on colored card 


same cost of 


For more data, circle 





IDEAL TACK RAGS 
FOR A 


PERFECT FINISH 
Bulk or Bagged 
IDEAL CHEMICAL 


COMPANY 
1499 Dean Drive, 
South Euclid 21, Ohio 














ZINC CHROMATE STRIPPER 


PATCLIN 


+206 DISSOLVES AND SOLUBILIZES 


ARMY * NAVY © AIR FORCE SPEC. COATINGS 


Lacquers, Alkyds 


Gum Resins and Oxidized O 


Coatings 


Baked and Air Dry 


Does not attack aluminum 


Send for free data and 


PATCLI 


free test sample to 


zinc r any base meta 
CHEMICAL COMPANY, INC 


11-23 St. Casimir Ave., Yonkers, N. Y 


For more data, circle 209 on colored card. 


Ne ple mbe P. 








OVENS — WASHERS — AIR HEATERS 
— COMPLETE FINISHING SYSTEMS — 
Call or Write — We Will Do the Rest 


DRYING SYSTEMS CO. 


1825 FOSTER AVENUE CHICAGO 40, ILL. 


For more data, circle 210 on colored card. 


*"Barcoloid'’ 
finisl a for covering 


Sering tHe southeast ae SS ea 


* LACQUERS cis v4 s. ; . ; y mant fac 7 rs : meta 
SEALERS * PIGMENTED ci Sees et 90 uaa to eee Oe eee 
FILLERS WIPING STAINS ne over ' : mn , = 2% enlors 


TONERS * NGR STAINS ri ” r ort lata sheet 
Complete Technical Service At Your Disposal a; COHOr & s are - nish Co 
4 ~ tl ‘ourt, Cicero TD 

SNYDER BROTHERS COMPANY For more data, circle 43 on colored card 


Manufacturers of Quality INDUSTRIAL LACQUERS 


Ph TUcker 62133; 6-2134 , — - 
oe Top Quality O'Brien Finishes, in a variety 


make your products look better 
nd preserve their good look 
For more data, circle 236 on colored card r vears ‘ i product appearance be 


P.O. BOX 631 — TOCCOA, GEORGIA 


fine finish. O’Brien finishes have 
en n hundreds of metal and 
Finishing Systems ar: rhe md product O'Brien Corp., South Bend 
ist ‘ floor Ir ir 
For more data, circle 44 on colored card 


Conveyorized 


it il t 


Gas-Tight, Fog-Proof Goggles for use by 

apnmy nt prayers and workmen in meta 
polishing depart 

th any make res 

liable rubbe 


IX 


’ 


‘or more data ircle 40 on colored card 
iny shape 


H. S. Cover, So mend, Indian 


more data, cir: » colored card 


Dacronite 5600 Crysta!-Clear Water White “Ree 
Lacquer L ready-t pray clear la , 
ikvd f " 
Exposure Test. 
sion and sun 


rutl “lor i . 
W ith St Miami 
‘hy For more data, circle 46 on colored card 
For more data 
Uni-Vac Vacuum Metalizing gives that br 
"Liquid Envelope"' ‘ re or a int new look to your product. Gives a 
mney on-to t rrode rood undercoating or a durable topcoat 
tir ict orig ims n metal istic, cloth, glass or paper 
be 7 ed or dipped. Has good flex 
ty i } hardness and toughness 
uihesion, high-build, and re 
stance o abrasion and moisture. Send 


mting ‘ 3 var for free beral sample United Lacquer 
New Jersey Mfg. Corp., Linden, N. J 
For more data, cir colored card For more data, circle 47 on colored card 
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DuBois Chemicals for cleaning, plating or **Remkleen WS"' is a clear fluid that ce 


processing metal, and for stripping paint greases like magi Requires no water, 
e available from The DuBois Co., In heat, steam or power and no expensive 
Cincinnati 3, Ohio. Dubois is a leader in equipment Simply rinse, spray or dip 
specialized processing and maintenance the work in Remkleen WS and it produces 
cleaning compounds for the finishing fleld t chemically clean surface for immediate 
For more data, circle 48 on colored card painting, coating or processing. 5-gallon 


can at drum price. R & E Martin, Dept 
d 5 - J-O, 2817-21 Helen St., Philadelphia 34, 
""Kwiky-Dots"' Masking Discs help reduce Penn 


yivania 


finishing cost nerease your production For more data, circle 51 on colored card 
imi are heat resistant \ raised edge is 

provided on eact lise for easy grasping 

Connected strings of several discs may Dulux Enamels can be applied to your 
be removed for fast application Stock product by flow coating, roller coating, 
izes are l,-in ind up ilso) narrow lipping, spraying, or electrostatic method 


musking tape l in in 60-yd rolls Have good resistance to high humidity, 
Pre-cut spray masks, die ut masks, caps iltraviolet radiation and ordinary wear 
plugs in be made to specifications Improve your product and production with 
tiv-Buk C 314 W Pico Bivd Los DuPont finish. E. lL. duPont deNemours 
Angeles 19. Calif & Co., Im Finishes Divn., Wilmington 
For more data, circle 49 on colored card ‘S, Delaware 


For more data, circle 52 on colored card 


Custom Finishes for furniture provide a 


final touch of beauty and give a salable Grain and/or Roller Coating; flat ani 
wk of listinciton that mly custom fin curved surfaces, edges, etc., with or with- 
ishing can give Let Grand Rapids Var out steady belt feed Small and large 
nish Corp., Grand Rapid Mich., create machines Kent Rotary Equipment Co., 
(juardsman finish for your particular 1507 S Downey td., Los Angeles 23, 
furniture lime Calif 








For more data, circle 50 on colored card For more data, circle 53 on colored card 











Decoratively Fascinating 
Industrially Proven 


I ndustry "5 
M agic Carpet / 


Claremont Flock applies easily to glass, wood, paper, 
metal, fabric or plastic...of any shape or size. Its 
values are both decorative and industrially functional. 
Used also for interior finishing, shock-and-sound ab- 
sorption. Most economical. Instantly available. We, at 
Claremont, will be very happy upon request, to furnish 
processing procedures, details, color cards, samples. 


CLAREMONT FLOCK CORPORATION 


The Country's Largest Monulacturer of FLOCK 
CLAREMONT, NEW HAMPSHIRE 












18 BRILLIANT SHADES 
Also Black, White, Neutral 





“An Ounce of 


en 


For more data, 




















circle 





211 on colored card. 
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Complete Paint gpoeers System, su Instant Stripper For metal or wood 


flow coating lip iting or autom ‘ hes A non-flammable, non-toxic str 
praying, metal clean hi phos atiz ver which 


quipment, baking vVens r replac finist 


lp 
removes almost instantly, most 
enamels, either lacquer or syn 
it systems and conveyor in be 4 thetic (baked or air dried), paints, var 
ed and nstalled by The Spr ‘o nishes, et V. J. Dolan & Co., Ine., 1830 
$600 Elston Ave Chicago 18, Ill. Th N. Laramie Ave., Chicago 39 
ra-Con catalog illustrates and describe For more data, circle 55 on colored card 
iny installations of complete paint fir 
hing ystems ma mediun ind large 
For more data ircle 54 on colored card Tack Cloth for Wiping Dust. It's avail 
ible in different meshes, in envelopes 
rolls or bulk Lint free, wax free ne 
ianger of spontaneous combustion. Bond 
CUT PLANT COSTS “‘hemical Products Co., 2641 N. Clybourn 
MAINTENANCE Ave., Chicago 14, Il 


For more data, circle 56 on colored card 


KER PON Natural and Synthetic Pearl finishes in air 
PROTECTIVE ss Paes Reem coatings for a variety of 


offered ) con Laborat 
' v ! ‘ kK. 2ist & bk 
seen COATINGS = Seceey. Aeehy te 
Phenolic, Epoxy, Latex Resins — 

All Type Applications! 


MINIMIZES CORROSION in Tanks —Vats— Pipes — “Profitwin 


For more data, circle 57 on colored card 


Graining Machines’’ cive a 


all Containers, any Exposed Metal handsome two-color wood grain finish 
PROTECTS AGAINST highly concentrated Acids— = Prowiiie your products with the beauty 

Fumes — Caustics — Alkalies - Abrasives —Heat eh CEST Wnatiberin Cheatedees taaieies 
PROVEN SUPERIOR in Resistance—Flexibility— rout . 


duces tw COLOrl ral ne Viti i lis 
Long Life—Reduction of Deterioration Under tinctive “wor re” look. Complete it 
the Most Extreme Corrosive Conditions f ie vailabe fron : Hamant Too 
‘oO m 02 Warren St dayton 9, Ohio 
KERPON PROTECTIVE COATINGS For more data, circle $8 on colored card 
Faster to Apply — Cost Less 
For an Easy Solution to Your : - ; 
Cerresion Probleme write Non-Grain-Raising Stains, lacquers 
rything for finishing fine furniture 
nets, pionos, et« plus styling ar 
KERR CHEMICALS, INC. cal service—in Southeast U. S$ 
DES PLAINES, ILLINOIS « P. O. BOX 189 iva e from Snyder Brothers C 
Box 631, Toccoa, Georgia 
For more data, circle 237 on colored card For more data, circle 59 on colored card 





pe ane SPOS 


RECOVER @ REPROCESSED in our plant to conform to its original 


specification, in both physical and chemical properties, 

paint waste overspray or sludge can be used again in 
your regular production at considerable savings. Our more than 
21 years’ experience is customers’ guarantee of satisfaction. 


Paint | PRIMERS—WHITES—COLORS— _—{ Mixed color sludges ) 


can be converted 
@ Write for complete details! to primers. 


W. C. RICHARDS COMPANY 9." eca°n 


For more data, circle 212 on colored card. 
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GAS-7T/GHT / FOG-PROOF! “~~ 


ef o feteq RAY 


PROTECT EYES AGAINST PAINT SPRAY, dust, fumes, gas, 
smoke, etc. Can be worn with any make respirator or mask. Soft, 
pliable rubber frames give air-tight fit an any shape face. A few 
drops of water on inside of lenses keep fog off by a simple nod 
or shake of head. Sample $2.00 postpaid! Order today! 

H. S. COVER, Dept. 910 South Bend 14, Indiana 


For more data, circle 213 on colored card. 






Kerpon Protective Coatings, Phenolic, 
Epoxy, Latex Resin, etc.. help cut plant 


feoy- tial @e-iae-llal-ie-) 


FOR STRAINING LACQUERS 


maintenance costs Minimizes corrosion Scenes. PAINTS 68 
n tanks, vats, pipe et protect against VARNISHES 
gh concentrated acids, fumes and heat, , 


prove superior in resistance, flexibility, 
nd reduction of deterioration under the 
ost extreme corrosive conditions For 
in easy solution to your corrosion prob- 1UIS M GERSON CO 
ems write Kerr Chemicals, Inc., Box 8&9 ‘ M nan 26, M h cl 
Park Ridge, Illinois 

For more data, circle 60 on colored card 





For more data, circle 238 on colored card. 


""Chainiess'' Pan or Pallet Conveyors, by) ie . 
The American MonoRail Co. 4th & Industrial Finishes, specially formulated 


Franklin Sts., Tipp City 6, Ohio, can be for your production line and products, 
nstalled at floor, table or ceiling levels rive your products a salable appearance 


TT 


ip, down and around curves. Pallet at a perfect protective and decorative 

tachments can be used in place of pans finish for your particular purpose, con 

&-wheeled trolleys have exceptional sta sult the Rockford Varnish Co., Rockford, 
bility. Write for Catalog CD-B Illinois 

For more data, circle 61 on colored card For more data, circle 64 on colored card 
Paint Testing Instruments and equipment 
f M-55"" Liquid Treatment for water . 
~_ _ os , ng oy a. fe t ‘ “ take the guesswork out of paint testing 
: : a ad . mo ep ancl. Bt provides Write for descriptive catalog. Gardner 


Laboratory, Ine. P. O. Box 5728-FT, 


‘ exceller ai blanke ‘ rrotects 
n x t paint inket and protect Rethesda 14. Md 


juipment. Keeps your water circulation 


t t toy peratin Titeney A 60 For more data, circle 65 on colored card 
vatem i Op ope iti ee ciency »U- 

iy trial offer will prove Mogul-55 re . 

its in your own operations. The North No. 2 Process Electrostatic Hand Gun saves 
American Mogul Products Co., Standard paint because there is no waste. Saves 
Ride. Cleveland 13. O} ibor and increases production because 


t is faster due to the “wrap around 
nature of electrospray which paints all 

sides of tubing, rod and wire from one 
“"Hydrastat Pump"’ cuts paint costs up to le only Saves on equipment because 


For more data, circle 62 on colored card 


10% This portable spray unit puts paint no spray booth is necessary; no com- 
niv where you want it, eliminates over pressed air for atomization Write the 
spray and bounceback, cuts exhaust re- Ransburg Electro-Coating Corp., Box 
uirements, eliminates fire hazards and 23122, Indianapolis 23, Ind., for litera- 
makes cleanup « er Illustrated litera- ture ind information showing how this 
ture ivailable fron Stewart-Warner electrostatic hand gun has been proven 
Corp., Dept. AE-79, 1850 Diversey Park- on different products in a variety of in- 

iy, Chicago 14, I lustrial plants 

For more data ircle 63 on colored card For more data, circle 66 on colored card 
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Patclin No. 206 Zinc Chromate Stripper, (|i Bronze Powder «i ” applied by spray 
ives and solubilizes army, navy and ? : lipping o Ow mating, and gives a 
specification coatings Also effe« » ed ‘ 33 os site colors are 
ym gum resins and oxidized oil coa ’ “ or colors « created to suit 
baked and air dry Does not atta your eed ‘olor ird owing our in 
iluminum, zine or any base metal Fr “ ronze po ers is fre on request 
lata and test sample available from P ‘res rronze owder ‘Oo 118 W Ili 
n Chemical Co In 11 St. Casimir neo “*hicago 1 } 
Ave Yonkers, N. Y re rm data ircle 69 on colored card 
For more data, circle 67 on colored card 


Formulations for Plastic Products hive: been 
by Randolph Products Co., Carl 

i oatings equa 

iblen particu 


““Duracron'’ Thermo-Setting Acrylic Gnome! 
mbines in a single finisi super 
hesion olo 4 
ty. flexibil 


Erease hun 


eneyv to craz 
rative 


tains in 
ped 
mat enamel o ~ 
primer Pittsburg 
lustrial Finishe ; 
ter, Pittsburel Penn beret otl he material and e air eles 
For more data ircle 68 « ce ‘ cart rica safety an uijus vie mtrolles 
_ “ y two of 
il features 
explains in 





ite vtl rt Thermospray Co 
TOMORROW'S Products Tested TODAY c vast 42nd 5 ew York 17, N. } 


more dats ‘ le 71 « olored card 
A service to aid industry in protectins _ — - — , " 
longer-lasting and better-looking roducts 

Quick predetermination of dura and ee i . - 

rmanency by actual exposure test in South Alkaline Pickle Detrex M-10, 

orida. Write us today for full information ites hvdrogen embrittlement It 

SOUTH FLORIDA TEST SERVICE, INC. ! | rface soils 
EST. 1931 

4301 N. W. 7th St Miami 4, Fila 











For more data, circle 239 on colored card 


Lote 


Take the GUESSWORK out of Siiiiiiaaianaanaananea aaa 


DESIGNERS PAI NT Bacon ay cayenne 


MAKERS TESTING f product. There ° me 

Paint Testing Instruments and Equipment. : ; ~ serpent toonie : : t > “4g ating 

WRITE FOR LARGE CATALOG oe : ae aes . 

t le ‘ ras ( unicipa 

OU GARDNER LABORATORY INC. nasa * 22 % Memphis 14 
P.O. BOX 5728-FT . BETHESDA 14, MD 


rite 


ennme 
For more data, circle 240 on colored card For more dat: 73 on colored card 





Send NOW for this FIT-ALL “= THOUSANDS IN USE saving 


= 


PLUG WRENCH - —— time, labor, accidents! 
oaem vue It's MORSE SATISFACTION $3 80 
Instantly loosens, tightens 95% a . GUARANTEED........... ° 

all plugs or bungs in steeldrums. Non-Sparking type........ $5.90 
Has 16” extra-strong steel tub- Plus Parcel Post 


ing handle. Wgt. only 2 Ibs. MORSE MFG. CO., Inc. 
Order 1 or more today! 763 W. Manlius St., E. Syracuse, N.Y 
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FAST STRIPPERS 


(For Metal Parts) 
Enamels @ Lacquers @ Primers @ Vinyls © Synthetics 
SEND FOR COMPLETE DATA and FREE TEST SAMPLE 

LEA SYNSTRIP @ fast working, non-corroding liquid, enamel, lacquer and synthetic 
coating stripper. Will not attack aluminum, zinc or any other base metal or alloy; does not 
dissolve the coating but breaks the bond. When heated to temperatures of 160° to 200° F., 
stripping synthetic coatings of the alkyd, epoxy, phenolic, silicone and urea type, is ac 
complished in a matter of seconds om 6nd an 
LEA COLDSTRIP high speed stripper used at room temperature; only minimum ventila- 
tion: can be filtered for continued use 


(E} — The LEA Manufacturing Co. Cherry Azense 
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Our Paint Stripping Clinic ! ‘ i ""New Period'’ Finishes for both wood an! 
money Qur Epoxystriy ! mostriy ur metal are long lasting and easy to apply 
ther paint ren ‘ f mulation ! Filters stains lacquers senlers, lacquer 
solve your stripping | Dlen Sen i enamels and synthetic enamels are among 
several parts ar give ‘ entia ! the New Period finishes available. Work 
formation ‘ rn ‘ i it prompt ng imples at drum price are availab!: 
report No obligation Beck KLquipment New York Woodfinishers’ Supply Co., In« 
Co $350 W th St Clevelan ) 09 Imlay St., Brooklyn, N. \ 

For more data ircle 74 on colored card For more data, circle 79 on colored card 


**AutoJet'’ Nozzles th tungsten carbide Viny!-Tex Leather-like Finish, Vapor-Coat 
ilve seat and needles tuinle teel bods primer and top coat, Tex Coat one-coat 
ni cap ind Teffor packing ive t mar-resistant finish and RX baking enam 
pendable truoble-free performance Con ‘ ire some of the special coatings mace 
plete choice of interchangeabl riflee ti; by Gordon Bartels Co., Rockford, Ill Full 
n all spray patterr cap ti mit te nformation on any or all of these finishe 
ire available Write for Bulletin 9 re available upon request 
Spraying Syster ( { Rar ph St For more data, circle 80 on colored card 
bie ved, TDdir 
= me, a 
For more data, circk r lored ar Urethane Coetiags wil —_s aie li 
s fast or faster than other coatings 
BoGard Finishes cin | formulate t fron tougl flexible Alm to a hard 
meet any conditior t matel ny mpact-resistant finis) Urethane coatings 
existing 4 tallor-made 1 exc n exposure to chemical atmospheres 
Kive you new n ex isive color and iit spray greases and oils Mobay is 
finish a your ¢ r We . pe : t the only domestic supplier of all basi« 
n the solving of difficult problet Body emicals required to formulate the vari 
Bros Im Bedfor () i urethane coatings system ind devel 
For more data, circle 76 on colored card ped the original technology of urethanes 
n the U.S Mobay Chemical Co Dept 
Conveyorized Ovens n be enginered for Ik Pittsburgh 34, Penna 
your particular drying ' baking oper For more data, circle 81 on colored card 
tion problen by The Lanly Co 2800 
EMCHE Ave.. Cleveins er peta teh ChromiCoat Conversion Coating by Oakit: 
No 60 get \ 1 bette ‘ inte . " 
Products, Ine 20 Rector St New York 
with the L \ guar t r 
- ao : , , ( N \ gives a thin, golden uniforn 
For more data, circk ee mating on aluminun ChromiCoat block: 
osion and forms a perfect anchor fo 
""Gripalloy’’ Primer for 25 Metals, paint, and it protects for hundreds of 
availabe in black and ors excellent hours under the ordeal of self-spray test 
iihesion ir re tance t salt \ complete line of material for alumi 
spray ind = solvent renax Finishir num, such as etch and non-etch cleaners 
Products Co 90 Adat St New h barrel finishing compounds, paint strippers 
New Jersey ind forming lubricants are also available 
For more data, circle 78 on colored card For more data, circle 82 on colored card 
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Complete Mahon Installation provides con 
coating and 
ethod 


facilities for 


iny n 


pact dip 
painting 
tion and 
can discuss 


and 


metal cleaning 
methods 


ments possible pro 


your initial planning and 
Detroit 
83 


R. ¢ 


For 


Mahon Co., 


more data, circle 


Flock both nctural 
with irch and 
are ivailabe 


rese 
now 
Flock Corp 
ly known as (¢ 

For 


iremont 


more data, circle 


Spray Nozzles for Metal Finishing are avai 
flow 


ibe in a wide variety of 
ingies 
nozzle is 
ind teste 
ind uniforn 

gives full details on 
your metal 
Delavan Mfg. Co., West 


For data, 


Spr 
prove 


more circle 


Ovens, Washers, 
plete finishing 
ind installed for 
Call or write Drying 
Ave Chik 


Foster 
more 


systems 
your 
igo 40 


For data, circle 


Spraying Units, 
high-speed and low 
from lLclipse Air 
Ave Newark 7, N. J 
rrneae Auto-Rod, 
waterwash spray 
Rod, are just a 
of equipment av 
data, 


hines, 
iry ofr 
Spray 
pieces 

For 87 


more circle 


equipment 
luction 


and 
laboratory 
from 
of Claremont, N. H 


&4 


iy nozzles to in 
finis! 
Des 


85 on 


Air Heaters, ani! 
can be 
particular 
Systems Co 182 For 
Ill 
86 on 


automatic or 
pressure 
Brush 
Automatic 

exhaust 


few 
tilabe 


on 


Centrifugal, electro- 
can be installed on 
with no major 

Centrifuga forces is used to 
ind direct the mating material 
of and there is no expande 
require high velocity exhausts 
emit a consistently uniform dire« 
controlable fan. Skip spraying fea 
rejects, eliminates build-up 
empty fixtures or gaps 
the necessity of bunching 
oduces ost perfect over 
Recessed areas 
handle 
hig) 
Kings 


Gyromet Directional, 
static systems 


your 


spray spray 


of paint applica existing conveyor lime 
Mahon engineers 
require 
layouts on 


The 


changes 
ttomize 
instead 
uit to 
Heads 
tional 


ture 


“air 
engineering 

4, Michigan 
on colored card 
reduces 

rccommodates 
thus eliminates 
onveyors. Pr 
ip and match-ir 
ers, ete not otherwise possible 
vith ease by Ciyromat Has 

speed covreage. The Gyromat Corp 
Cut-off, Fairfield, Conn 
data 88 


synthetic, along 

facilities 
Claremont 
former 
Mfg. « 
card 


aln 
the 


corn 


Waste 


colored 


very 
on 


Highway 
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rates, spray 
Bact 


ned calibrate 


iterials 
i Graco Redi-Spray iets you change colors 
ent operation n less than five minutes. Specifically ce 
Catalog 33A signed for short-runs or that require 
frequent color changes, this self-contained 
unit pumps direct from 
llon pails. No pouring 
no time onsuming 
With Redi-Spray you 
back, flush, set « 
next color Learn more 
writing Gray Co., In 
Minneapolis 13, M 
data 89 


jobs 

original 1 to 
bleed 
clamps to un 
just blow 


spray your 


ng operations 
Moines 


colored 


lowa ria no messy 
card ne and 


screw 
ontrois and 
ibout Redi-Spray 


engineers by Im 03 Graco 


needs Square nn 
. 
more circle on colored card 


colored card 


bond 


ramics to cre 


Denflex Plastisol 
glass or at ite 
available ig i, hana surface that is pract 
400 Park lded product \ Denflex 
coating Plastisol finish resists « electr 
equipment itv, heat, cold, abrasion, corrosion, bend 
booths. and the nex and twisting Write for coated san 
of the and data sheets Dennis 
(o., 2701 Papin St., St. Lou 
For 90 


""Denfiex Primers"’ 
manua metal 
are Some 


Co., to your 


hemicats 


Chemic: 
Missour 


card 


many 


colored card more data, circle on colored 








SYNTHETIC 
PEARL ESSENCE 


I 
SEN 


4 
XQ alle 


RONA "ps 


PEARLESCENT FINISHES 
BAKE OR AIR DRY 

For Your Product Made of Metal, Plastic, Wood or Glass, 

Write for sample, Specify application; choice of vehicle. 


RONA LABORATORIES, INC. 
East 21st and East 22nd Sts., Bayonne 2, N. J. 
Plants: Maine New Jersey Canada 











For 


more data, circle 216 on colored card. 
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WOOD GRAINING MACHINES 








6-inch to 60-inch printing widths. 
Models for every direct-printing application. 


KENT ROTARY EQUIPMENT COMPANY 


1507 So. Downey Road 
Cable: KENTRO, Los Angeles 


Los Angeles 23, California 
Phone: ANgeles 1-5632 
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Paint Overspray can be reprocessed in 
our plant to conform to its original speci- 
fication in both physical and chemical 
properties Paint waste overspray or 
paint sludge can be used again in regular 
production at considerable savings. Mixed 
color sludges can be converted to primers 
Write for complete details. W. C. Rich- 
irds Co 3108 W Vermont St., Blue 
Island, Illinois 

For more data, circle 91 on colored card 


burnish 


Burnek 22 can brass, copper 
nickel, silver and gold to a bright luster 
Can even handle short runs on aluminum, 
zinc, steel and stainless steel parts. Bur- 
nek 22's low cost and short running time 
help cut burnishing Wvandott« 
Chemicals Corp., J. B. Ford Divn., Wyan 
lotte, Mich 

For more data, circle 92 on colored card 


costs 


Water Soluble Baking Enamels bake to a 
vater-insoluble finish, with a hard, hig 
rloss ind is marproof Has 
etention and wear resistance 
20 minutes at 300° F., or bakes 
temperatures in be applied 
by spray, hot spray électrostatic 
finishes ire available 
Corp., 84 Lister 


good color 
Rakes in 
shorter 
it higher 
lip or 
spray Sea-Lac 
from Duralac Chemical 
Ave Newark 5, N. J 
For more data, circle 93 on colored card 


Silver Satin Aluminum Enamel gives a rich 
metallic appearance with tough, mar-re- 
sistant properties. Is easy to apply and 

isy to clean. Metallic finishes give extra 
protection and save money on. surface 
preparation Complete information on 
iluminum pigment can be obtained by 

vriting Aluminum Co. of America, 1746-J 
Alcoa Bidg., Pittsburgh 19, Penna 

For more data, circle 94 on colored card 
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Hi-Sol Enamel Reducer offers such merits 
“orange peel,” high gloss and ex 
cellent hiding, superior flow, resistance to 
sagging, quick initial set, smooth finish 
Potter Paint Co., Cortland 1, N. Y., and 
Cambridge City 1, Indiana 

For more data, circle 95 on colored card. 


as less 


"*Pyroxcote’’ No. 27-105G is a durable, 
tough, gold dipping lacquer that simulates 
bronze and gold Is easy to use, 
inexpensive and is not subject to color 
shifting from sunlight and has unlimited 
pot life Drying time is only 10 minutes 
Pyroxylin Products, Inc., 4851 S. St. Louis 
Ave., Chicago 32, Il 

For more data, circle 96 on colored card. 


brass, 


""TDV-R"' Nagle Pumps are being used by 
t number of appliance manufacturers for 
successfully handling enamel slip in flow 
coaters. These pumps have no bearing in 
contact with the mixture being pumped 
no stuffing box, no leakage problems, no 
lilution and no contamination The 
TDV-R” is just one of the many Naglk 
vertical and horizontal shaft pumps de 
signed to resist corrosion, abrasion and 
heat, or a combination of these things 
Send for Nagle Pump Nagle 
Pumps, Ine., 232 Center Ave Chicago 
Heights, Illinois 
For more data, circle 97 on colored card. 


Selector, 


Tailor Made Finishes for wood surfaces in 
clude every product necessary to lend en 
luring beauty to wood The Industrial 
Finishes Division of Gilman Paint & Var 
nish Co., Chattanooga 1, Tenn., has been 
serving the industrial southeast since 
910. A satisfactory finish can be sup 
plied for your wood products 

For more data, circle 98 on colored card. 


135 











Water Reduceable Sealer is safer to use 
than sealers that have flammable solvents 
ire non-toxi ind have no undesirable 
Is more economical, using tap water 
in production, reduces clean-up costs and 
is available in standard 
Write, giving details of your specific seal 
ing problems. Lacquer, rubber-base, alkyd 
and hot dipping sealers are also availabl 
Tousey Varnish Co 520 W 25th St 
Chicago 16, Illinois 

For more data, circle 99 on colored card 


odor 


colors 


sealer 


Nikolas Clear Lacquer No. 2105 provides 
excellent hardness and mar-resistance and 
prevents discoloration from direct sun 
light The finest plated goods are pro 
tected by Nikolas Clear Finishes For 
information samples and recommenda 
tions contact ( J. Nikolas & Co Im 
2850 Washington Bivd., Bellwood, I! 
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Pre-Mix Vendors and Dispensers conte! wit! 
a top-quality material by Lilly Varnis! 
Co Indianapolis 7, Ind have i clear 
smooth, lustrous and durable appearance 
Lilly Varnish Co. and its affiliated plants 
offer complete research and technical fa 
cilities to help large and sn manufac 
turers with their individual finishing 


quirements 
For more data, circle 101 on colored card 


Unichrome Coating 6400, 
over a smooth steel surface 
handsomely textured finish with a leather 
like look. Unichrome Coating 6400 can be 
sprayed on products fabricated from mil 
patterned metal Is resistant to sagging 
shock ibrasion ima stainin 
Comes in any color specified Complete 
letails available fron Metal & Thermit 
Corp Rahway, N J 

For more data, circle 102 on colored card 


when sprayve 


provides a 


resists 


Sewing Machines by Singer, for the p 
0 years, have been protected and beaut 
fled by Standard-Toch finishes A Stand 
ard-Toch representative can recommen 
ind formulate the correct finish for your 
particular product. Write Standard-Toch 
Chemicals, Inc <600 tichmond Terrace 
Staten Island 3, N. ¥ 

For more data, circle 103 on colored card 


Polymerin Enamel when applied by dipping 
to desk drawers, and when cabinets wer 
sprayed, gave t perfect mate! 
Drawers and cabinets were baked in dif 
ferent ovens at different time-temperatur: 
evecles, but when assembled the part 
matched perfectly in color and gloss. No 


color 


136 


sags or runs and no show-through on the 
sharp edges. For complete information on 
lipping and flow-coating Polymerin enam 
el, contact Interchemical Corp., Finishes 
Divn., 224 McWhorter St... Newark 5, N.J 
For more data, circle 104 on colored card 


Vacuum Metallizing Troubles? If you hav: 
“bugs” that must be worked out in 
your vacuum metallizing process, send for 
Bulletin B-99, which gives a list of stan 
lard coatings for vacuum metallizing 
method of application, et Write Bee 
Chemical Co Logo Division, 12933 8S 
Stony Island Ave Chicago 33 Ill 
For more data, circle 105 on colored card 


some 


"*Electro-Cold Stripper’’ wi!! 
ilkyds, japans, hammers, primers 
kles, enamels and epons in minutes Is 
non-flammable requires no heat or cur 
rent Complete lata and testing sample 
free on request Allied Finishing Special 
ties Co., 2641 W. Grand Ave Chicago 12 
Ill 

For more data, circle 106 on colored card 


strip vinyls 
wrin 


Agateen +28 Baking Lacquer is a hix! 
bake coating that gives excellent color re 
tention For these high-bake coatings 

rystal-clear tir-dry lacquers and other 
lipping or spraying lacquers, write Agate 
Lacquer Mfg. Co Im 11-13 43rd Road 
Long Island City 1, N. ¥ 
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Fiow and Dip Coaters, 
ljustrial ovens, hot spray 
booths miustrial 


spray guns 


systems Spray 
iutomati 


ishers ana 


praycoaters are i f the De 
i 


finishing 
metho 


Vilbiss Co.'s lime oating an 
equipment Determine the best 
mi equipment for 
then contact The 
Ohio, for complete 
installation 
For more data, circle 108 on colored card 


surface preparatior 
DeVilbiss 


informa 


imi coating 
Co Toledo 


tion, suggestions and 


Non-Yellowing, Stain-resistant Butyrate Lac- 
quers are solving one of the furniture in- 
justry’s most difficult problems age 
liscoloration and staining of white and 
light-colored finishes. These water-white 
topcoat lacquers are based on tough, dura- 
ble Half-Second Butyrate, a film-former 
by Eastman Chemical Products, Ine., 
Tenn Can be applied easily 
with conventional equipment 
minutes can be rubbed or 
polished to a high luster. Write Eastman 
for full information and sources of supply 

For more data, circle 109 on colored card 


Kingsport 
indi quickly 
tir-dry in 
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Correction June Agate 
Lacquer Ad 


The June ad of Agate Lacquer Mfg. Co 
page 103, featuring Lacquer #2B, stated 
that this material was suitable for a 
finish This was an error, and 
the word “chrome should have been de 


leted, as lacquer 2B is not recommended 


chron 


for chrome 


Spray Painting Classes 


\ complete schedule of 
training schools for the 
year, excepting holiday 
announced by The DeVilbiss Co., 

At factory and at fleld 
pany instructors will give a complete 
course of instruction in painting, 
with emphasis on use of the new 
equipment, on spraying catalysts and 
other uliditive materials, on use of the 
remote cup spray outfit and other new 
systems and products 

Attendance it the factory school in 
Toledo is without charge for instruction 
or equipment 4 nominal charge is mack 


spray painting 
balance of the 
periods, has been 


Toledo 


schools, com- 


spray 


iirless 


for ittendancs it fleld schools 
The courst includes ectures study 
demonstration and practice in all forms 


of spray painting under the lirection of 


factory-trained instructors 


John R. Adams to Head Binks’ 
Customer Research Laboratory 


John R. Adams 
been appointed 
to direct the Cus 
Researcl 
Laboratory ind 


Spray Painting 


Schoo »f Binks 
Mfg. Co Chicago 
Illinois 


In addition to his 
basi luties, Mr 
Adams will also 
conduct special 
schools that Binks 
offers from time to 
time he will li 
testing procedures ind 
painting industry clinics 
itional forums 





rect material 
speak at spray 


ind echuc 
M Adams will also work with techni 
il departments of paint and coating com 
panies for the purpose of mutually ex 
information that will ead to 
improved appli 


changing 
better 
ition methods 


coatings and more 
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FINISHES CONSULTANT 





No Supplier Affiliations 
E. A. ZAHN 


4304 Alton Road, Louisville 7, Ky. 
Telephone, TWinbrook 5-4349 
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CLASSIFIED ADVERTISING 


The rate on ads appearing in this de- 
partment is $1.00 per line of 6-pt. light 
face type, per insertion. Minimum 
charge, $5.00. Ads set in 8-pt. extra 
bold face type cost $2.00 per line, per 
insertion. 














SALES MANAGER DESIRES 
NEW POSITION 


Mature experienced man with major in- 
lustrial finishing background. Consider- 
ing a change Will relocate. Outstanding 
ibilitv and with finest ref- 
erences If you have a challenge for a 
let's talk it over Address IF- 
Industrial Finishing 


sales record, 


good man 


Ha9 care 


HAVE DIESEL, WILL TRAVEL 


For manufacturer of industrial finishes 
experience in all phases of paint 
including formulation and 
sales Ag 10) Will relocate most any 
north of the Mason-Cockroach line 
except metropolitan areas over one mil 
on population Will immigra 
tion to Canada Prefer territory of ap- 
proximately 100-mil Address IF- 
Industrial Finishing 


vears 
manufacture 


place 
consider 


radius 


haus care 


SERVICE MAN WANTED. 

manufacturer of 

Finishes is 
ambitious 


Chicago 
Industrial 


AgRRressive, 


Progressive 
highest quality 
looking for in 
young man, experienced in wood finishing 

This position offers an outstanding op 
portunity for uivancement to 
partment ind i hig bracket income 
Address IF-693, care Industrial Finishing 


sales «le 








COATINGS SPECIALIST. 


BUTLER MANUFACTURING COM 
PANY, MULTI-PLANT WORLD LEAD- 
ER in Manufacture and Sale of a broad 
line of pre-engineered buildings and other 
durable capital equipment, is seeking a 
Coatings Specialist with top qualifications 
for color and other coatings activities 
Staff level opportunity Your contribution 
will be direct—-to Engineering and Plant 
Management 
training in coatings tech 

Study in polymer chem- 
Knowledge of industrial 

application required 
helpful. Minimum of 
professional experience 


Specialized 
nology needed 
istry desirable 
formulation and 
Advanced 
applicable 


degree 
years 


necessary 


Salary in line with experience and abil 
ity Future promising. Residence in cor 
porate headquarters city, Kansas City 
Missouri. Progressive and liberal compen 
sation and benefit plans 

Send full information on personal and 
work history to Mr. Orval W 
Employment Supervisor, 7400 East Thir 
teenth Street, Kansas City 26, Missouri 


RUTLER MANUFACTURING CO 


(;roves, 


CHEMIST AND LABORATORY ASSISTANT 
WANTED. 


Experienced in industrial finishes. Must 
have at least five years’ actual working 
experience New modern laboratory, air 
conditioned, profit sharing plan, anid 
other benefits. Inquiries held in strictest 
onfidence Address GORDON BARTELS 
Co 600 Harrison Ave Rockford, Ill 


SALESMEN WANTED. 


\ progressive expanding company with 
the highest reputation in the industrial 
finshing fleld is in need of high-type sales 
men with experience and a following. We 
can supply any type of industrial finish 
ind our laboratory is constantly develop- 
ing new finishing techniques. All of our 
facilities are prepared to give maximum 
ind dynamic cooperation to our salesmen 

If you have the desire to receive in 
come commensurate with your ability 
write giving complete particulars. All re 
plies held in strictest confidence. Address 
IF-695, care Industrial Finishing 


SERVICE MAN 
INDUSTRIAL FINISHES. 

The Tousey Varnish Company is look- 
ing for an Assistant Field Service Man 
with practical shop experience in paint 
application Write to B. W. Alcorn, Vice 
President, 520 West 25th Street, Chicago 
16, Illinois, stating experience and start 
ing salary desired 


PAINT CHEMIST. 


Challenging opportunity for B.S. or 
Ph. D. with 5 to 15 years’ experience. 
Development, application research, and 
customer service work in all types of 
protective coatings. Some travelling. 
Experience in hydrocarbon, alkyd, 


epoxy, acrylic, and latex formulating, 
and emulsions of all types helpful. New, 
well-equipped, air-conditioned labora- 
tory. Moving expenses paid. Excellent 
benefits. Send resume’ to William Ittel, 
NEVILLE CHEMICAL COMPANY, Pitts- 
burgh 25, Pennsylvania. 


PAINT CHEMIST WANTED. 


LITHO OR STRIP COATING FORMU 
LATOR experienced in vehicle and appli- 

ition problems 

INDUSTRIAL PAINT FORMULATOR 

ipable of developing quality coatings 

Degree desirable but not absolutely 
essential. Opportunities for ambitious men 
to join an expanding progressive research 
organization Address inquiry to 

Technical Director, RINSHED-MASON 
CO., 5935 Milford Ave., Detroit 10, Mich 


SALESMAN—INDUSTRIAL FINISHES. 


If you are bogged down in your present 
position 

If you ar¢ 
up in five figures (or 
that potential) 

If you see no real 
present firm 

If you are aggressive 

If you want real security 

YOU'RE FOR US AND 
WE'RE FOR YOU! 

Write or wire today We're in the 
Newark area, well established and grow 
ing every day Replies confidential Ad 
IF-652. care Industrial Finishing 


rccustomed to earnings well 
if you feel you have 


future with your 


iress 


INDUSTRIAL FINISHING 





SALES ENGINEER WANTED 


To sell specialized protective coating 
equipment to steel industry Background 
of mechanical and electrical engineering 
desirable. Territory is United States and 
Canada Expenses reimbursed Enclose 
your photograph with your qualifications. 
Address IF-694, care Industrial Finishing 


SALESMAN—INDUSTRIAL FINISHES. 


Rare opportunity with independent, rap- 
idly expanding Mid-West manufacturer 
Complete lab and management backing. 
Unlimited earnings possible Answer in 
detail. Your confidence will be respected 
Address IF-697, care Industrial Finishing 


SALESMEN WANTED. 


Seidlitz wants experienced industrial 
salesmen with following, for lowa and 
Kansas. Reply in complete confidence 
to George Rodgers, Industrial Division, 
SEIDLITZ PAINT & VARNISH CO., 18th 
& Garfield, Kansas City 41, Mo. 


USED SPRAY EQUIPMENT 
FOR SALE. 


Automati Painting Ma 
wash booths. Three in 
lengths, two with 
approximately 900 
long, 8’ wide, used 
Condition like 


Paasche Spray 
chines, with water 
stock—ifferent spindle 
ovens One unit has 
spindles and oven 31’ 
for coating 57 M. M 
new If you need high production spray 
machines reasonable, let us Know your 
requirements We stock Booths, 
fans, paint pumps and heater, R. W. over- 
head pressure tanks, ete. Check 
with us before Largest stock 
in the East Everything guaranteed in 
first class condition HOVEY SPRAY 
EQUIPMENT COMPANY, PHILADEL- 
PHIA, PA. GR. 4-9400 


shells 


l 
aiso 


conveyors, 
buying new 


| neutral 


WANTED TO BUY. 


toller coating machine, laboratory size, 
suitable for testing board lacquer. Advise 
size, make and price. Address IF-696, 
care Industrial Finishing. 


BUSINESS FOR SALE. 


Custom Shop. Well established clientele 
Antique restoration, reproduction, uphol- 
stery, repair, refinishing situation 
to step in going business. Possibilities un- 
limited. WILLIAMSBURG FURNITURE 
SHOPS, 258 North Ave., N.W., Atlanta 


13, Ga. TR. 6-2766 


Good 


DIRTY THINNERS AND SOLVENTS 
WANTED. 


Send samples and letters giving approx 
imate contents. GET CASH FOR SCRAP 
THE JOHANN COMPANY, 13900 Grant 
St., Dolton, Illinois. Phone Dolton 4850 


WANTED. 


solvents and thinners 
Have clean reclaimed sol 
vents for Modern efficient solvent 
recovery Will process for cus- 
tomer, material at fraction of the original 
cost ACME RECLAIMING, Inc., 1915 
20th Ave., Rockford, Illinois 


Dirty Please 
send samples 


sale 


service 


FOR SALE. 


Paint Sludge in 55-gal. drums for 
reworking. From an automatic paint 
booth using a flat white enamel. It 
may contain small amounts of water 
and thinner, but it is skimmed from a 
water solution. 

Also 55-gal. drums of mixed colors 


| of green, grey, cream, yellow, blue, 


coral and pink of pastel shades. 

If interested contact the SEAMAN- 
ANDWALL CORP., Bidg. Products Divn., 
Ixonia, Wis. Attn; H. H. Wise. 





UNTIL YOU GET OUR LOW PRICES! 


SPRAY BOOTHS 
MIXING TANKS 
PAINT HEATERS 
PRESSURE TANKS 


OVENS 
LIGHTS 





DON'T BUY ANY ONE OF THESE ITEMS 


WE CARRY A LARGE STOCK OF REBUILT USED 
FINISHING EQUIPMENT INCLUDING HAND OPERATED AND AUTOMATIC UNITS 


CONVEYORS 
FANS 


GENERAL EQUIPMENT AND TRADING CO. © 2629 W. GRAND AVE., CHICAGO 12, ILL. 


PHOSPHATIZING UNITS 
CENTRIFUGAL ENAMELERS 
DEGREASERS 

PUMPS, MOTORS, ETC. 
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MODEL M-50 


Ad 


PATENT No. 2,894,485 


FLYING SAUCERS PATENTED FOR PAINTING 


were t visit the Ionic Electro 
oration in Garfield, New Jersey, 
their new patented electrostatic 
operation, you would 
orbit. You 


whirling at 


static C 
and watc 


painting 


ry 
h 
system in 
would see 
fantastic 
controlled 
patterns of electrified paint 


imagine yourself 1 
two weird 
centrifugally atomizing 


saucers 
speeds 
mist-like 
Actually what you would 
of the fastest forms of production painting 
in the world. This process is so unusual 
that the United States Patent Office has 
2.894.485 with 29 claims 
President of 


witness is one 


granted number 
to Mr. John Sedlacsik, Jr 
Ionic Electrostatic Corporation 
This unique system has already attracted 
many small concerns and industrial giants 
their plants to this 
modern equipment entirely 
new concept in the field of electrostatic 


who are now converting 


which is an 


coating. It provides greater penetration of 


coating materials into cavities of articles 


irregular surface contours, thereby 
cuban sntially 


tions ordinarily 


eliminating touch up opera 
required. Paint consump- 


tion ts drastically reduced with this process. 


Ionic equipment called Model M-50 is 
the only unit available that will not only 
spray single color, but will also blend solid 
single color coating materials to produce 
multi-color effects. Applications for Model 
M-50 include metal furniture, toys, 
automobiles 


retrig 


erators, electrical fixtures, 


drums, bicycles, washing machines, stoves, 


and just about any commercial and indus 


trial item of various sizes and shapes 


Leading 


tion to be one of the major 


authorities proclaim this inven 
advancements 
in the finishing field within several decades 


Mr. Sedlacsik. Jr , States that all electro 
static painting equipment manufactured un- 
der this patent will be sold outright without 

yalty 


111 MONROE ST GARFIELD N. J 


i 
ae IONIC ELECTROSTATIC CORPORATION 








a UE. 





ECLIPSE HIGH-SPEED 


low pressure 


SPRAYING UNITS 











| 


fed to specialized finishing 
ats. Eclipse sales and engineer- 
are finishing specialists who 
d the most practical method 


_ ©. EXHAUST EQUIPMENT, Dry or Water- 
: wash Spray Booths—Specialized seam- 
ce less booths for minimum maintenance— 
'__ adaptable to manual, semi-automatic or 


ax completely automatic requirements. 


P RAY-ROD—Entirely new design hand 
@y production gun. Better atomiza- 


~ 


